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(54) NITRIDE SEMICONDUCTOR DEVICE 

(57) A nitride semiconductor device including a light 
emitting device comprises a n-type region of one or 
more nitride semiconductor layers having n-type con- 
ductivity, a p-type region of one or more nitride semicon- 
ductor layers having p-type conductivity and an active 
layer between the n-type region and the p-type region. 
In such devices, there is provided with a super lattice 

Fig. J 



layer comprising first layers and second layers which 
are nitride semiconductors having a different composi- 
tion respectively. The super lattice structure makes 
working current and voltage of the device lowered, 
resulting in realization of more efficient devices. 
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Description 



Technical field of the Invention 

[0001] This invention relates to a device provided with a nitride semiconductor InxAlyGa^.yN (0=x, 0=y, x+y=1 ) 
including light emitting devices such as LED (light emitting diode), LD (laser diode) and SLD (super luminescent diode), 
solar cells, light receiving devices such, as optical sensors and electronic devices such as transistors and power 
devices. 



Background of the Invention 

[0002] Nitride semiconductors have been recently produced as materials used for a high bright blue LED and a 
pure green LED, a full color LED display and a traffic signal LED. Such LEDs are provided with an active layer of SQW 
(Single Quantum Well) or MQW (Multi Quantum Well) where the well layer is made of InGaN and positioned between 
a p-type nitride layer and an n-type nitride layer to form a DH (Double Hetero) structure. The wavelength of the blue or 
green light emitting from the active layer depends on a ratio of In in the InGaN well layer. 

[0003] The inventors have first realized laser emitting by using the above nitride materials and reported it in Jpn. J. 
Appl. Phys. 35(1996)L74 and Jpn. J. Appl. Phys. 35(1996)L217. The laser device comprises the DH structure where 
the active layer is MQW having InGaN well layers and showed the following data: 



Threshold current: 610mA; 
Threshold current density: 8.7kA/m2; 
Wavelength: 410 nm 
(pulse width 2 nm and pulse cycle 2ms) 

[0004] The inventors have further improved the laser device and reported it in Appl. Phys. Lett. 69(1 996)1 477. The 
laser device comprises a ridge strip structure formed on a part of p-type nitride semiconductor and showed the following 
data. 



Threshold current: 187mA; 
Threshold current density: 3kA/m2; 
Wavelength: 410 nm 

(pulse width 2 nm, pulse cycle 2ms and duty ratio: 0.1%) 

[0005] The inventors have first succeeded in CW (Continuous-Wave) Oscillation or Operation at room temperature 
and reported it in Gijutsu-Sokuho of Nikkei Electronics issued on Dec. 2, 1996, Appl. Phys. Lett. 69(1996) and Appl. 
Phys. Lett. 69(1996)4056. 

[0006] The laser diode showed a lifetime of 27 hours at 20°C under the threshold current density of 3.6 ka/cm , the 
threshold voltage of 5.5 V and the output of 1 .5 mW 

[0007] On the other hand, the blue and green LED of nitrides showed a forward current (If) of 20 mA and a forward 
voltage (Vf) of 3.4 to 3.6 V which are higher by 2 V or more than those of red LEDs made of GaAIAs semiconductors. 
Therefore, further decrease of Vf in the blue and green LED was required. Additionally, there was required an effective 
LD which can decrease the threshold current and voltage to get a longer lifetime of CW operation at room temperature, 
because the conventional LD still had a higher threshold current and voltage. 

[0008] The inventors have gotten the idea that technology of decreasing the threshold in LDs was applicable to 
LEDs in order to decrease the Vf. Therefore, a first object of the present invention is to decrease the threshold current 
and voltage of nitride semiconductor LDs and realize a longer lifetime of CW operation. 

[0009] In the specification, it should be understood that the general formulae: ln x Ga! _ X N and AlyGa! _ y N show chem- 
ical atoms which compose of nitride layers and therefore, even if different layers are represented by the same formula, 
the different layers do not necessarily have the same composition, that is, the same x or y does not mean the same 
ratio. 



Disclosure of the Invention 

[0010] According to a first aspect of the present invention, there is provided a nitride semiconductor device com- 
prising a p-type semiconductor region (p-type region) comprising one or more nitride semiconductor layers and an 
active layer of a nitride semiconductor which operates in a predetermined manner when the carrier is injected via said 
p-type semiconductor region, wherein at least one nitride semiconductor layer of said p-type semiconductor region is a 
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super lattice layer comprising first and second nitride layers, said first nitride layers having different composition from 
those of said second nitride layers and each of said first layers and each of said second nitride layers being laminated 
alternately. 

[001 1 ] The super lattice structure can make the nitride layers improved in crystallinity and then make the nitride lay- 
5 ers decreased in resistivity, resulting in smaller resistance of the p-type region and higher power efficiency of the device. 
[0012] In the present invention, the p-type region means a region comprising one or more nitride semiconductor 
layers between an active layer and a p-electrode while the n-type region means a region comprising one or more nitride 
semiconductor layers between the active layer and an n-electrode. 

[001 3] According to a second aspect of the present invention, there is provided a nitride semiconductor device hav- 
w ing an active layer made of a nitride semiconductor between the n-type region of one or more nitride semiconductor lay- 
ers and the p-type region of one or more nitride semiconductor layers, at least one semiconductor layer in the p-type 
region or the n-type region is a super lattice layer made by laminating first layers and second layers which are made of 
nitride semiconductor, respectively, and have different constitutions from each other. 

[001 4] The super lattice structure can make the nitride layers improved in crystallinity and then make the nitride lay- 
75 ers decreased in resistivity, resulting in smaller resistance of the n-type region and higher power efficiency of the device. 
[0015] In a preferred embodiment of the first and second nitride semiconductor devices , the super lattice layer is 
made by laminating first layers which is made of a nitride semiconductor and has a thickness of not more than 100 ang- 
stroms and second layers which is made of a nitride semiconductor having different constitutions from the first layer and 
has a thickness of not more than 100 angstroms. 
20 [001 6] In order to keep or confine carriers in the active layer, at least one of the first and second layers is preferably 
made of a nitride semiconductor containing Al, especially AlyGa^yN (0<Y ^1). 

[0017] In a second preferred embodiment of the first and second nitride semiconductor devices, for the super lat- 
tice, the first layer is preferably made of a nitride semiconductor represented by the formula InxGa^xN (0^X^1 ) and the 
second layer is preferably made of a nitride semiconductor represented by the formula AlvGa^vN (0<Y^1, X=Y*0 ). 

25 According to the second embodiment, ail the nitride layers have a good crystallinity, which results in improving output 
of the nitride semiconductor device (improvement of power efficiency). In LED or LD devices, the forward voltage (here- 
inafter referred to Vf) and also the threshold current and voltage can be lowered. In order to form a nitride layer having 
better crystallinity in the first and second semiconductor device, it is further recommendable that first layers of the super 
lattice structure are made of a nitride semiconductor represented by the formula InyGa^xN (0^X<1) and said second 

30 layer is made of a nitride semiconductor represented by the formula AlyGa^YN (0<Y<1). 

[0018] In the above first and second semiconductor devices, it is preferable that the first layer and the second layer 
are made of a nitride semiconductor and have a thickness of not more than 70, especially 40 angstroms, respectively, 
while said first layer and said second layer have a thickness of not less than 10, especially 5 angstroms, respectively. 
The thickness within the above range makes it easy to form AlxGa^yN (0<Y=i1), which layer is otherwise difficult to be 

35 formed with a good crystallinity. Especially, in case that the super lattice layer can be made as at least one layer of the 
p-type region between the p-electrode and the active layer and also as at least one layer of the n-type semiconductor 
region between the n-contact layer for current charging and the active layer, it is recommendable to get better effect that 
thickness of the first and second layer should be set within the above range. 

[0019] In the above embodiment of the first and second nitride semiconductor devices, the p-type region is prefer- 
40 ably provided with a p-side contact layer having a thickness of not more than 500 angstroms, on which the p-electrode 
is to be formed. More preferably, the p-side contact layer has a thickness of not more than 300 angstroms and not less 
than 10 angstroms. 

[0020] In the second nitride semiconductor device of the present invention, wherein the p-type region is provided 
with a p-side contact layer on which the p-electrode is to be formed, the super lattice layer is preferably formed between 

45 the active layer and the p-side contact layer. 

[0021 ] Further, in the second nitride semiconductor device of the present invention, the n-type region may comprise 
a second buffer layer made of a nitride semiconductor which has a thickness of not less than 0.1 urn via a first buffer 
layer on the substrate, an n-side contact layer made of a nitride semiconductor doped with an n-type impurity on said 
second buffer layer, and an n-electrode being formed on the n-side contact layer. This construction makes the n-side 

so contact layer have higher carrier concentration and good crystallinity. In order to make the n-side contact layer have 
much better crystallinity. it is preferable that the concentration of the impurity in second buffer layer is lower than that in 
said n-side contact layer. Further, it is preferable tiiat at least one of the first and second buffer layers is a super lattice 
layer made by laminating nitride semiconductor layers of different constitutions with a thickness of not more than 100 
angstroms in order to make a nitride layer formed on the buffer layer and have a good crystallinity. 

55 [0022] In the second nitride semiconductor device, wherein the n-type region has a n-side contact layer on which a 
n-electrode is to be formed, th super lattice layer is preferably formed between the active layer and the n-side contact 
layer. In the LD device, the layer formed between the active layer and the n-side contact layer or between the active 
layer and the p-side contact layer may be a cladding layer acting as a carrier keeping layer or a light guide layer, which 
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is preferably made of the super lattice structure. Thereby, the super lattice structure can remarkably decrease tte 
hresto t and voltage Especially, if the p-cladding layer between the active layer and the p-s.de contart layer, 
the pSa^ng layered 

orci nSe seSnductor device of the present invention, it is preferable that at least one of sari first layer and sari 

an impurity which makes the conductivity of the layer n-type or p-type arri the 
cenSmdoped to the first layer and the second layer to make the conductivity of ^.^J**™^™ * 
Sent from each other The impurity for making the conductivity of the layer includes n-.mpurrt.es belonging to IV-A. IV 
B. VhA and groups andTimpurities belonging to 1-A. I-B. Il-A. H-B groups (hereinafter referred to n-.mpurrty and 

raST^'h the second nitride semiconductor device of the present invention, the super lattice layer may be formed 
2S n-side * ntXer on which the n-e.ectrode is to be formed, whereby the resistance of n-s.de contact layer can 
be lowered resulting in further decreasing of the threshold current and voltage in LD devices. inwaniinn if 

rooST In the LD devices provided with the first or second nitride semiconductor dev.ee of the present nvent.on . 
thelaL device has aTuper lattice layer in the p-type region, a ridge portion may be formed on the supper latt.ee layer 
arri oTthe^yer Si said super lattice layer in a manner that the longitudinal direction of the r.dge portion coin- 
cides with the direction of resonance and the ridge has a predetermined width. 

SSl In apreferredfirst laser diode of the present invention, which comprises an achve layer in which laser .s emrt- 
Swee * ^^fregTon induding a n-side cladding layer and the p-type region including a p-s.de c'addmgjayer 
S ntrie dad^ingXer may be a super lattice layer made by laminating first layers made of a nrtr.de <™™d«" 
having alhicLJ of not more than 100 angstroms and second layers made of a nrtnde s*™^*™?**"™* 
Sution from the first layer and having a thickness of not more than ^^T^'^^^^SZ 
may be a super lattice layer made by laminating a third layer made of a nrtnde S *™^ U ^**T*** ^Jf-S 
™?e than 1W angstroms and a fourth layer made of a nitride semiconductor of a Afferent con»n ^Ijitjrf 
layer and having a thickness of not more than 100 angstroms. Due to this, dunng laser em.ss.on the threshold curren 
anrvoltage can be lowered. In this case, the ridge portion may be formed on said p-s.de cladd.ng layer and on the layer 
fc£S ov^lari p-side cladding layer in a manner that the longitudinal direction of the rrige commences wrth the 
direction of resonance and the ridge has a desired width. , ****** 

SST AoSrding to a third aspect of the present invention, there is provided a third nrtnde sem.conductor dev.ee 
wWch comoriS an active layer made of a nitride semiconductor between a n-type reg.on of one or more nrtnde sem- 
SudoX^ and aTtype region of one or more nitride semiconductor layers, wherein at .east one nrtnde sem,con. 
^tv^Tn.^gionis a n-side super lattice made by laminating first and second nrtnde sem.conductor 
fayeJ wS Ce dit constitutions and drtferent concentrations of a n-type impurity from each other DMbta 
cSudion *e nrtride semiconductor .ayer made of the super lattice structure makes the electncal res.stance thereof 

QmaiiPr and thus the total resistance of the n-type region can be smaller. 

SoST » ■ fourth aspect of the present invention, there is provided a nitride sem,corriuctor device . com- 

SK an artveTayer mile of a nitride semiconductor between the n-type region of one or more nitr.de semiconductor 
SverTand me region of one or more nitride semiconductor layers, characterized in that at least one nrtnde , sem- 
SmS! ^ X>e region is a p-side super lattice made by laminating third and fourth nrtnde semiconductor 
ZZSSSZZl SJnTconltitutions and drtferent concentrations of a p-type impurity from each other. The super 
laJS etSwcan make the nitride semiconductor layer comprising the super lattice structure have a tower res.stance 

'JST 86 AcSSng to a fifth aspect of the present invention, there is provided a nitride -"^^^SlSS 
prising an active layer made of a nitride semiconductor between the n-type reg.on of one or more , nitride 
Krs and the p-type semiconductor region of one or more nitride semiconductor layers, charactenzed m that at least 
on?n^e «lmSnduclor layer in the n-type region is a n-side super lattice made by lam.nat.ng the f.rst and second 
^semSnductor layers which have different constitutions and dtfferent concentrations of a n-type .mpurrty to 
each otheT 2ri at least one nitride semiconductor layer in p-type region is a p-side super latt.ee <V tamnttng 
the th?d and fourth nitride semiconductor layers which have different constitutions and differed concentrations £ la p- 
ty^e impS from each other. The super lattice structure can make the resistance of the nrtnde semiconductor com- 
prising super lattice structure smaller arri thus total resistance of the p-type ^ion can be decreased 
fo030] In a case that the third and fifth semiconductor devices are devices of optoelectron.es such as >>#««n^ng 
devices and light receiving devices, the n-side super lattice layer may be formed as at least one of the group cons.st.ng 
T^^aT^ onte substrate, a n-side contact layer for n-electrode. "-side cladding , layer for conf.njn^ , or 
teerina capers and n-side light guide layer for guiding emission from the active layer. On the other hand .n the fourth 
SSffi SmSnSor 7evi<2. th" p-side'superTattice layer maybe formed as at I ast one selected from group con- 
sS^oHte p-side contact .ayer. the p-side cladding layer for confining carriers and the p-s.de wave gu.de layer for 
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guiding emission from the active layer. 

[0031 ] In the third and fifth semiconductor devices of the present invention, for the n-side super lattice layer, the first 
nitride semiconductor layer having a higher band gap may have a larger or smaller concentration of the n-type impurity 
than the second nitride semiconductor layer having a lower band gap. The larger impurity concentration of the first layer 
5 than that of the second layer makes carrier generate in the first layer having a higher band gap and then the carrier 
injected into the second layer having a lower band gap to move the carrier through the second layer having a smaller 
impurity concentration and a larger mobility. Therefore, this construction makes the n-side super lattice layer decreased 
in electrical resistance. 

[0032] In a case that the impurity concentration of the first layer is relatively larger than that of the second layer, the 

io first layer of the super lattice layer in the first semiconductor device may decrease the n or p-impurity concentration at 
a part close to the second layer comparing with that at a part remote from the second layer, which prevents the carrier 
moving through the second layer from scattering by the impurity at the part close to the second layer, resulting in 
increase of mobility of the second layer and thus lowering of the resistance of the super lattice layer. 
[0033] In the embodiment of the third and fifth nitride semiconductor devices, if the n-impurity concentration in the 

75 first layer having a higher band gap becomes larger, it is preferable that the n-impurity concentration in the first layer 
ranges between 1 x I0 17 /cm 3 and 1 x l0 20 /cm 3 and the n-impurity concentration in the second layer is smaller than that 
of the first layer and not more than 1 x I0 19 /cm 3 . The n-impurity concentration in the second layer having a smaller band 
gap is preferably not more than 1 x 10 18 /cm 3 , more preferably not more than 1 x 10 17 /cm 3 , From the aspect of increas- 
ing the mobility of the second layer, a smaller n-impurity concentration is better and an undoped layer or intentionally 

so not doped layer is most preferable. 

[0034] If the impurity concentration of the first layer is smaller than that of the second layer, it is preferable that the 
n-impurity concentration of the second layer is smaller at a part close to the first layer than that at a part remote from 
the first layer. For example, it is preferable that the n-impurity concentration in the first layer is not more than 1 x 
10 19 /cm 3 and the n-impurity in the second layer ranges between 1 x 10 17 /cm 3 and 1 x l0 20 /cm 3 . The n-impurity con- 

25 centration in the first layer having a smaller band gap is preferably not more than 1 x 10 18 /cm 3 , more preferably not 
more than 1 x I0 17 /cm 3 . The most preferable first layer is an undoped layer or intentionally not doped layer. 
[0035] In order to form an n-side super lattice layer having a good crystallinity in the third and fifth semiconductor 
device, the first nitride semiconductor layer may be made of AlvGa^yN (0<Y<1) capable of forming a relatively higher 
band gap layer having a good crystallinity and the second nitride semiconductor layer may be made of lnxGa 10 <N 

30 (0^X<1 ) capable of forming a relatively smaller band gap layer having a good crystallinity. 

The best second layer of the super lattice layer in the third and fifth semiconductor devices, is a GaN layer. This con- 
struction is advantageous in manufacturing the super lattice layer because the same atmosphere can be used to form 
the first layer (AlvGa^yN) and the second layer (GaN). 

[0036] In the third and fifth nitride semiconductor devices, the first nitride semiconductor layer may be made of 
35 AlxGa^xN (0<X<1) and the second nitride semiconductor layer may be made of AlyGa^yN (0<Y<1 . X>Y). In this case, 
further, the first nitride semiconductor layer or said second nitride semiconductor layer is preferably not doped with a n- 
type impurity. 

[0037] In the fourth and fifth semiconductor devices of the present invention, for the p-side super lattice layer, the 
third nitride semiconductor layer having a higher band gap may have a larger or smaller concentration of the p-type 

40 impurity than that of the fourth nitride semiconductor layer having a smaller band gap. The larger impurity concentration 
of the third layer than that of the fourth layer makes carriers generate in the third layer having a higher band gap, and 
the carriers injected into the fourth layer having a smaller band gap to move the injected carriers through the fourth layer 
having a smaller impurity concentration and a larger mobility, resulting in decreasing the super lattice resistance. 
[0038] Further, in the fourth and fifth semiconductor devices of the present invention, it is preferable that a part of 

45 the third nitride semiconductor layer which is close to the fourth nitride semiconductor layer has a lower concentration 
of the p-type impurity than a part remote or farther from the fourth nitride semiconductor layer, which prevents the car- 
rier moving through the fourth layer from scattering by the impurity at the part close to the fourth layer, resulting in 
increase of mobility of the fourth layer and thus further lowering of the resistance of the super lattice layer. 
[0039] In the embodiment of the fourth and fifth nitride semiconductor devices, if the n-impurity concentration in the 

so third layer becomes larger than that in the fourth layer, it is preferable that the n-impurity concentration in the third layer 
having a larger band gap ranges between 1 x I0 18 /cm 3 and 1 x lO^/cm 3 and the p-impurity concentration in the fourth 
layer is smaller than that of the third layer and not more than 1 x l0 20 /cm 3 . The p-impurity concentration in the fourth 
layer having a smaller band gap is preferably not more than 1 x 10 19 /cm 3 , more preferably not more than 1 x lO^/cm 3 . 
From the aspect of increasing the mobility of the second layer, a smaller n-impurity concentration is better and an 

55 undoped layer or intentionally not doped layer is most preferable. 

[0040] In the fourth and fifth nitride semiconductor, if the impurity concentration of the third layer is smaller than that 
of the fourth layer, it is preferable that the p-impurity concentration of the fourth layer is smaller at a part close to the 
third layer than that at a part remote from the third layer. For example, it is preferable that the p-impurity concentration 
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in the first layer is not more than 1 x 10 20 /cm 3 and the n-impurity in the second layer ranges between 1 x 10 /cm and 
Tx^Jw^SSU concentration in the third layer having a smaller band gap is preferably not more than 1 x 
lo'w^oreVreferSynot more than 1 x 10 1 W. The most preferable first layer is an undoped layer or .ntenfon- 

ally not doped layer. ^ . . 

[0041] in order to form a super lattice layer having a good crystallinrty in the fourth and fifth sem,corrfud tor de^ce 
the thld nitride semiconductor layer may be made of AlyGa^N (0<Y<1) capable of forming a i rdatvely hjher band 
gap layer having a good crystallinity and the fourth nitride sem IC onductor layer may be made of nxGa^N <0=X< ). 
?S 25 fourth ?aye?of the super lattice layer in the third and fifth semiconductor dev. ces, is a GaN layer. Tta 
tton Advantageous in manufacturing the super lattice layer because the same atmosphere can be used to form the 
third laver (AlvGai Y N) and the fourth layer (GaN). 

KJT *e fourth and frtth nitride semiconductor devices, the third f^^T^SiT^!! In thT^se 
AlyGa, yN (0<X<1) and the fourth nitride semiconductor layer may be made of AI^lyM (0<Y<1, X>Y)Jn ttw _cas* 
furS the third nitride semiconductor layer or the fourth second nitride semiconductor layer .s preferably not doped 

S^r^ln nitride semiconductor, for the n-side super lattice layer, the first nitride semiconductor layer may 

b^Led vim a higher band gap energy and a larger concentration of the n-type impurity than the secor* nrtnde 
semSnductor layer, and for the p-side super lattice layer, the third nitride semiconductor layer may be provded wrth a 
h^eTbanJgap energy and a larger concentration of the p-type impurity than the fourth nitnde sem.conductor layer, m 
M^Ttt fsTeferSe that the concentration of the n-type impurity in the first nitride semiconductor layer ranges 
beL^n 1 x T O^W and 1 x 1 0*W and the concentration of the n-type impurity in the second nrtnde s^conduc- 
?c?Tayer is not more than 1 x 10^ W. and the concentration of the p-type impurity in 

g ranges between 1 x io 1 W and 1 x 10* W and the concentration of the p-type .mpunty .n the fourth nrtnde 



semiconductor layer is not more than 1x10 /cm . _ - 

^ Furthi in the fifth nitride semiconductor device, for the n-side super lattice layer, the f,rst "**••»»»- 
dudor layer may be provided with a higher band gap energy and a larger concentration of the n-type ,mpu ^ than sad 
s£ond nitride semiconductor layer, and for the p-side super lattice layer, the third nitnde sem.conductor layer may be 
XSS^!SS!m gap energy and a smaller concentration of the p-type impurity than the fourth nrtnde sem- 
^o^oTfayer Z M. ^e it is preferable that the concentration of the n-type irrpurity in ^ 
o?"ajS ranges between 1 x io'W and 1 x 10*W and the concentration of the n-type .mpunty .n the second 
SmTL!SSduSlGr layer is not more than 1 x 10 1 W, and the concentration of the p-type .mpunty m , th -ft* 
nS Semiconductor .ayer is not more than 1 x 1 0 2 <W and the concentration of the p-type .mpunty „ the fourth 
nitride semiconductor layer ranges between 1 x 10 18 /cm 3 and 1x10 /cm . 

M^SSSSK theTifth nitride semiconductor device, for the n-side super lattice layer, thef.rst nrtnde sem- 
Sctor layer may be designed to have a higher band gap energy and a smaller concentration of the n-type Mmpurrty 
nT ^fseSnd nitride semiconductor layer, and for the p-side super lattice layer, the third nrtnde sem-cor^uctoMayer 
rmy be designed to have a higher band gap energy and a larger concentration of the p-type <^ 
S?de semiconductor layer. In this case, it is preferable that the concentration of the n-type .mpurrty .n the f^ nrtnde 
semiconductor layer is not more than 1 x 10 1 W and the concentration of the n-type .mpurrty .n the secont I nrtnde 
SmSSuctor layer rangesbetween 1 x iflWand 1 x 10*W, and the concentration of the p-type .mpunty m the 
SSSnLSondu^ layer ranges between 1 x 10^ W and 1 x 10* W and the concentration of the p-type 
imourity in the fourth nitride semiconductor layer is not more than 1 x 10 /cm. s.-.^™*™, 
SEfl Further, in the fifth nitride semiconductor device, for the n-side super lattice layer, the f,rstnrtr.de sem.con- 
ductor layer may be designed to have a higher band gap energy and a smaller concentration of the n-type .mpunty than 
%££S£L semiconductor layer, and for the p-sde super lattice layer the third nitride 'T^^^ 
be designed to have a higher band gap energy and a smaller concentration of the p-type .mpunty than , the fourth nrtnde 
^conductor layer. In this case, it is preferable that the concentration of the n-type .mpurrty -n the fast nrtnde sem con- 
ducTlayer is no? more than 1 x 10 1 W and the concentration of the n-type impurrty m the second nrtnde sem.con- 
ductor layer ranges between 1 * 10"/cm» and 1 x lO^/crn*. and the concentration of the p-type .mpurrty ■ « th > th*d 
Tl semiconductor layer is not more than 1 x I0»ton» and the concentration of the p-type .mpurrty .n the fourth 
nitride semiconductor layer ranges between 1 x 10 18 /cm -1x10 /cm. 

Furthermore, in the fifth nitride semiconductor device, for the n-side super lattice layer, thef.rst nrtnde sem- 
conductor layer may be made of AlyGa^N (0<Y<1) and the second nitride semiconductor lay e, ^e made of 
IrwGa, vN (0^X<1) and for the p-side super lattice layer, the third nitride sem.conductor layer may be made of WyGa,. 
' N ^<Y<1) a^the fourth nitride semiconductor layer may be made of InxGa^N <D*X<1>. In th.s case, rt « preferable 
that the second and fourth nitride semiconductor layers are made of GaN, respectively ... . 

[0M8] Further, in the fifth nitride semiconductor device, for the n-side super lathee layer, the ftrst nrtr.de s em.con- 
ductor layer may be made of AlxGa^N (0<X<1) and the second nitride semiconductor layer .s made of AKGa,.vN 
<<£<1 xJZd for the p-sid Jsupe? lattice layer, the third nitride semiconductor layer may be made of Mrf*.* 
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(0<X<1) and the fourth nitride semiconductor layer may be made of AlyGa^yN (0<Y<1 , X>Y). 
[0049] Furthermore, in the fifth nitride semiconductor device, it is preferable that the first nitride semiconductor layer 
or the second nitride semiconductor layer is an undoped layer to which a n-type impurity is not doped. It is also prefer- 
able that the third nitride semiconductor layer or the fourth nitride semiconductor layer is an undoped layer which is not 
s doped with a p-type impurity. 

[0050] In the third, fourth and fifth nitride semiconductor device, the active layer preferably includes a InGaN layer. 
The InGaN layer in the active layer is preferably in a form of a quantum well layer. The active layer may be SQW or 
MQW. 

[0051] According to the present invention, there is provided a second nitride semiconductor LD device comprising 

w an active layer between a p-side cladding layer and a n-side cladding layer, and at least one of the p-side and the n-side 
cladding layers is the n-side super lattice layer or the p-side super lattice layer respectively. The LD device can operate 
at a lower threshold current. In the second LD device, it is preferable that an optical wave guide layer made of a nitride 
semiconductor containing In or GaN which has an impurity concentration of not more than 1 x I0 19 /cm 3 ,the optical 
wave guide layer being formed at least either between the p-side cladding layer and the active layer or between the p- 

75 side cladding layer and the active layer. In this case, the wave guide can prevent the emission generated from disap- 
pearing due to a low absorption rate of the optical wave guide, which causes a LD device capable of waving at a low 
gain. In this case, in order to further decrease the light absorption rate, it is more preferable that the impurity concen- 
tration of the wave guide layer is not more than 1 x I0 18 /cm 3 , especially not more than 1 x I0 17 /cm 3 . The most prefer- 
able layer is an undoped one. The optical wave guide layer may be made of the super lattice structure. 

20 [0052] Furthermore, it is recommendable that there is provided with a cap layer made of a nitride semiconductor 
between the optical wave guide layer and the active layer. It is preferable that the cap layer having a higher band gap 
energy than the well layer in the active layer and also the optical wave guide layer and having a thickness of not more 
than 0.1 jim is formed between said optical wave guide layer and said active layer. It is more preferable that the cap 
layer contains an impurity of not less than 1 x 10 18 /cm 3 . The cap layer can make a leak current lowered because of a 

25 higher band gap. It is effective that the optical wave guide layer and cap layer are formed in the p-type region or the sem- 
iconductor region of p-conductivity side. 

[0053] The third to the fifth nitride semiconductor devices of the present invention may be preferably formed on a 
nitride semiconductor substrate. The nitride semiconductor substrate can be prepared by a method of growing a nitride 
semiconductor layer on an auxiliary substrate made of a material other than nitride semiconductor, forming a protective 

30 film on the grown nitride semiconductor layer so as to expose partially the surface thereof, thereafter growing a nitride 
semiconductor layer to cover the protective film from the exposed nitride semiconductor layer. The nitride semiconduc- 
tor substrate can make it better the crystallinity of every layers in the third to the fifth nitride semiconductor device. In 
this case, the auxiliary substrate and the protective film can be removed from the nitride semiconductor substrate before 
or after the device layers are formed on the nitride semiconductor substrate. The cap layer had better be formed in the 

35 p-type region. 

[0054] In a preferred embodiment of the LD device according to the present invention, wherein p-side cladding layer 
is a super lattice layer, it is preferable that a ridge portion is formed on the p-side cladding layer and on the layer located 
over the p-side cladding layer in a manner that the longitudinal direction of the ridge portion coincides with the direction 
of resonance and the ridge has a predetermined width. 

40 [0055] According to a sixth aspect of the present invention, there is provided a nitride semiconductor-light emitting 
device comprising an active layer including a first nitride semiconductor layer containing In between a n-side cladding 
layer and a p-side cladding layer, characterized in that the n-side cladding layer is a super lattice layer comprising a sec- 
ond nitride semiconductor layer containing Al and has a total thickness of not less than 0.5 \sm and an average compo- 
sition of Al in said n-side cladding layer is set in a way that the product of said average Al composition in % contained 

45 in said n-side cladding layer multiplied by the thickness in jim of said n-side cladding layer is not less than 4.4. This 
causes the optical confinement effect by the n-side cladding layer improved, resulting in a long lifetime and a high 
responsibility of the LD device due to a lower wave oscillation threshold. 

[0056] In an embodiment of the LD device formed on the substrate, wherein the n-side cladding layer is usually 
formed at a part close to the substrate in the n-type region, if the confinement effect of the light is not sufficient, the light 
so leaked through the n-side cladding layer is reflected by the substrate, resulting in disturbing shapes of far and near field 
pattern such as observation of multi-spots of laser beam. However, the n-side cladding layer in the sixth nitride semi- 
conductor device, makes the light confinement effect improved, which prevent the near and far field patterns from being 
disturbed, that is, which can make a single laser spot. 

[0057] In a preferred embodiment of the sixth nitride semiconductor device of the present invention, th n-side clad- 
55 ding layer has a thickness of not less than 0.8 urn and an average Al composition of not less than 5.5 %. In a more pref- 
erable embodiment, the n-side cladding layer has a thickness of not less than 1 .0 jim and an average Al composition of 
not less than 5 %. In a most preferable embodiment, the n-side cladding layer has a thickness of not less than 1 .2 *im 
and an average Al composition of not less than 4.5 %. 



BNSDOCID: <EP 1017113A1_I_> 



EP1 017113 A1 



Lpising a third nitdde s^miconduclo, [ayer »*wn£ " JTaSI TthSnsss of the aside dadding 



layer 
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[0059] 

, P, g 1 is a scheme sectional view ol ft. M semiconductor device (LED) structure of the M embodiment 
P^ta^^^raS of the n*r*e semiconductor device (LD) structure of the second embodiment 
Z^JSSSES^ o» the nKride semiconductor device (LD) structure ol the third embodiment 

5 according to the present invention, 

Example 1 of the present invention invention. 
F.g.6 is a schematic sect.ona view of the LD n Example 26 of n> 
Rg.7 is a schematic sect.ona. view of the LD n Example 28 of p 

the present invention. 
25 PREFERRED EMBODIMENT OF THE INVENTION 

pom Preferred embedments c^^^^ 

described below with reference to the accompanying drawings. 

30 Embodiment 1 

I0061] Fig-lisaschen^ss^ 

according to the first embodiment of the P™£""££ IJ^dfconSyer 3 made of Si-doped n-type GaN, an 
such a basic configuration as a buffer layer 2 made rf ^•^^^atidL layer 5 made of a super lattice layer 
active layer 4 made of InGaN of sing e q-,^ SloSSed and a p-type contact layer 6 made 
comprising a first layer and a second layer of drffererrt constat or* bemg am semiconductor device 

of Wed GaN are laminated -cces^eW ; a ^ fa ^ ^vered with a planar electrode 7 formed 
of the first embodiment, nearly entire surface of ^^^SS^a installed on the surface thereof, while an n 

fcSductor layer by etching. The planar '^^^S^Sm W «*-*■> 5 haV ' n9 3 ^ 
[00621 Thenitridesemicorriuctordev,^ 

Ue and comprising a super lattice layer made by ^najngth^ layer w ^ ^ ^ ^ ^ <jf 

with Mg as a p-type impunty, for example, and has '^'^^ * £ f jfSt , as p-type impurity and has a 
p-type A.yGa.vN doped «*. the same vvhen tne superW layer is formed on the p layer 

thickness of 30 angstroms, and therefore Vf can t *J^^ e ^ u ^ P by dopin g the first layer and/or the sec- 
side as described above, the MteSX^t^z* the' sLond .ayer may be laminated 

tice layer are not limited to the layer ^ de f^.^^ u ^ ^J &eni constitutions. The first layer and the 
be other layers provided that they are made * when the first layer is made of tarf*.^ 

second layer may or may not have the same band ^^f^SSS^m of the second layer becomes higher 
55 (0SYS1) and the second layer is made of AlyGa, Y N (0<Y -^»«W e and the second i ayer is made of 

Li that of the first layer, although have the same band gap 



35 



40 



45 



50 



8 



BNSDOCID- <EP 1017113A1J_> 



EP1 017113 A1 

first layer and the second layer may be of different constitutions but have the same band gap energy. 
[0064] That is, according to the present invention, the first layer and the second layer may or may not have the same 
band gap energy, provided that they constitute a super lattice layer which has a function to be described later. As 
described above, the super lattice layer referred to herein is a layer made by laminating extremely thin layers of different 

5 constitutions, which is free from lattice defects accompanying lattice mismatch, because every layer is very thin, having 
broad implications including the quantum well structure. Although the super lattice layer does not have inner detects, it 
usually has a strain accompanying lattice mismatch, and is hence called also a stained layer super lattice. According to 
the present invention, the first layer and the second layer remain to be nitride, semiconductors as long as they include 
N even when part of N (nitrogen) atoms are substituted with V group elements such as As and R 

io [0065] According to the present invention, because the thickness of the first layer and the second layer which con- 
stitute the super lattice layer reaches the elastic strain limit or greater when it is greater than 1 00 angstroms, and micro- 
scopic cracks or crystal defects are likely to be generated in the film, and therefore the thickness is preferably set to 
within 1 00 angstroms. Lower limit of the thickness of the first layer and the second layer is not limited and may be of any 
value provided that it is monoatomic layer or thicker. According to the first embodiment, the first layer and the second 

75 layer are preferably 70 angstroms or thinner to obtain better quality of crystal and, more preferably, further thinner in a 
range from 10 angstroms to 40 angstroms. According to the present invention, although the thickness may be 10 ang- 
stroms or less (for example, monoatomic layer or diatomic layer), setting the thickness within 10 angstroms leads io 
lamination of too many layers in case a cladding layer having the thickness of 500 angstroms or greater is formed in 
super lattice structure, for example, resulting in longer forming time and increased labor in the manufacturing process. 

20 Thus the first layer and the second layer are preferably set to be thicker than 10 angstroms. 

[0066] In the case of the nitride semiconductor device of the first embodiment shown in Fig. 1 , the p-type cladding 
layer 5 made of super lattice layer is formed between the active layer 4 and the p-side contact layer 6 which is a current 
injection layer, and functions as a carrier trapping layer. When a super lattice layer is used as a carrier trapping layer in 
this way, mean band gap energy of the super lattice layer must be higher than that of the active layer. In a nitride sem- 

25 iconductor device, therefore, a nitride semiconductor which includes Al in such a form as AIN, AIGaN or InAIN having 
relatively high band gap energy is used as a carrier trapping layer. Among such layers, AIGaN has a tendency to 
develop cracks during crystal growing process when grown to be thick as a single layer. 

[0067] In the first embodiment, therefore, a super lattice layer having less cracks with excellent quality of crystal is 
formed and used as a cladding layer having a high band gap energy, by making at least one of the first layer and the 
30 second layer from a nitride semiconductor which includes at least Al, preferably AI Y Ga 1 . Y N (0<Y^1), and growing the 
first layer and the second layer alternately with the thickness within the elastic strain limit 

[0068] In this case, when a nitride semiconductor layer which does not include Al is grown as the first layer to the 
thickness within 100 angstroms and the second layer made of a nitride semiconductor which includes Al is grown ther- 
eon, the first layer also functions as a buffer layer when growing the second layer so that cracks are less likely to develop 

35 in the second layer, making it possible to form a super lattice layer which has less cracks with excellent quality of crystal. 
Thus according to the first embodiment, it is desirable that the super lattice layer be formed from the first layer (the sec- 
ond layer) made of lnxGa V x N (OsXsl) and the second layer (the first layer) made of AlyGa^YN (0^Y^1, X*Y=0 ). 
[0069] Also in the nitride semiconductor device of the first embodiment, at least one of the first layer and the second 
layer which constitute the p-side cladding layer 5, that is the super lattice layer, is preferably doped with a p-type impurity 

40 which makes the conductivity of the layer p-type, for the purpose of adjusting the carrier concentration. In case the first 
layer and the second layer are doped with a p-type impurity, the first layer and the second layer may be doped in differ- 
ent concentrations. This is because, when the first layer and the second layer are doped in different concentrations, car- 
rier concentration in one of the layers becomes substantially higher, thus making it possible to decrease the resistance 
of the super lattice layer as a whole. Thus according to the present invention, the first layer and the second layer may 

45 be doped in different concentrations, or alternatively, only one of the first layer and the second layer may be doped. 
[0070] Concentrations of the impurity doped in the first layer and the second layer are preferably controlled in a 
range from 1 x 1 0 16 /cm 3 to1 1 x 10 22 /cm 3 , more preferably from 1 x 1 0 17 /cm 3 to 1 x 1 0 21 /cm 3 , and most preferably from 
1 x I0 18 /cm 3 to 2 x 10 20 /cm 3 in the case of p type impurity, although the present invention is not limited to this config- 
uration. This is because, when impurity concentration is lower than 1 x 1 0 16 /cm 3 , it becomes difficult to obtain the effect 

so of reducing Vf and the threshold voltage and, when impurity concentration is higher than OO^/cm 3 , quality of crystal 
of the super lattice layer deteriorate. Concentration of n type impurity is also desired to be controlled within a similar 
range, for the same reason. 

[0071 ] The super lattice layer constituted as described above is formed by laminating the first layer and the second 
layer alternately with the thickness within the elastic strain limit, and therefore lattice defects of the crystal can be 
55 reduced and microscopic cracks can be reduced, thus improving the quality of crystal drastically. As a result the 
amount of impurity doped can be increased thereby increasing the carrier concentrations in the n-type nitride semicon- 
ductor layer and in the p-type nitride semiconductor layer without substantially deteriorating the quality of crystal, thus 
. allowing the carrier to move without being scattered by crystal defects, and therefore it is made possible to reduce the 
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resistivity at least one order of magnitude lower than that of the p-type or n-type nitride semiconductor which does not 
h!^Lo rlT^™ laver 5 of a semiconductor region 251 of p conductivity side (the reg.on compr.s.ng the p-type clad- 

£T ri^.*.-. a layer w«ch has *~l - «£J - 

S ^ r^X-i. i»-*n - be compa.ec «* exam,** « *• P*"" **- * """^ " 

^ £2?»£?2!nM Pmr* Publication No. 8-228048. This technology tome a mutt-layer Mm made of 
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SEtS According to the first embodiment, unlike the technologies described above, the first and the second layers 

S to ha^uchme thickness (preferabiy within 100 angstroms. name. y within the cnbca. 

are sei ro ."L , -r^ is ^ e pre sent invention utilizes the effect of strained layer super 

2;^^ **» to improve the quality of crystal and 

aSSr^ 

of InGaN the super lattice layer is liable to cracks developing therein. Japanese Non-examined Patent tPub hcabon nos. 
S^J? iEmSb7 aL disclose a light emitting device of double-hetero structure havmg an actrve ^ 

semiconductor lavers having different constitution each other. 

rnSSl ^e Sore this technology is different from the present invention with regard to structure and an effect. 
E JK£E Se See o?L present invention, the effect of the super lattice! layer becomes ™*>™™ 
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to the nitride semiconductor device of second embodiment). Moreover, because InGaN has quality of crystal of being 
softer than other nitride semiconductors which include Al such as AIGaN, use of InGaN as the active layer makes the 
laminated nitride semiconductor layers less liable to cracks. Conversely, use of a nitride semiconductor such as AIGaN 
as the active layer makes it likely that cracks develop in the entire crystal because the crystal is hard in nature. 

5 [0080] According to the first embodiment, it is desirable that the thickness of the p-side contact layer 6 be controlled 
to within 500 angstroms, more preferably within 300 angstroms and most preferably within 200 angstroms. This is 
because resistivity can be further decreased by controlling the thickness of the p-type nitride semiconductor which has 
a high resistivity of several ohm-centimeters or higher within 500 angstroms, thus reducing the threshold current and 
voltage. It is also made possble to increase the amount of hydrogen removed from the p-type layer, thereby further 

io reducing the resistivity. 

[0081] As described above in detail, in the nitride semiconductor device (LED device) of the first embodiment, the 
p-type cladding layer 5 is constituted from the super lattice layer made by laminating the first layer and the second layer, 
and therefore resistance of the p-type cladding layer 5 can be made extremely low and the forward voltage Vf of the 
LED device can be reduced. 

75 [0082] Although the first embodiment uses the super lattice layer in the p-side cladding layer 5. the present inven- 
tion is not limited to this configuration and a p-type super lattice layer may also be used in the p-type contact layer 6. 
That is, the p-type contact layer 6 to which current (positive holes) is injected may also be made as p-type super lattice 
layer formed by laminating the first layer made of ln x Ga 1 _ X N and the second layer made of AlvGa-i . Y N. When the p-type 
contact layer 6 is made as a super lattice layer and the band gap energy of the f irst layer is less than that of the second 

20 layer, it is preferable that the first layer made of InxGa^N or GaN having a low band gap energy be placed on the top 
and put into contact with the p electrode, so that the contact resistance with the p electrode becomes lower thereby pro- 
viding better ohmic contact. This is because the first layer which has lower band gap energy has a tendency to provide 
a nitride semiconductor layer of higher carrier concentration than in the case of the second layer. Also according to the 
present invention, when a p-type nitride semiconductor layer other than the p-side cladding layer and the p-side contact 

25 layer is further formed on the semiconductor region 251 of p conductivity side, the p-type nitride semiconductor layer 
may be constituted from a super lattice layer. 

[0083] Although the first embodiment uses the super lattice layer in the p-side cladding layer 5. the present inven- 
tion is not limited to the configuration of the semiconductor region 251 of p-type conductivity, and an n-type super lattice 
layer may also be used in the n-type contact layer 3 of the semiconductor region 201 of n conductivity side. In such a 

30 case as the n-type contact layer 3 is used as the super lattice layer, the first layer and/or the second layer can be doped 
with an n-type impurity such as Si and Ge, for example, thereby forming a super lattice layer having n-type conductivity 
as the n-type contact layer 3 between the substrate 1 and the active layer 4. In this case, it was verified that making the 
n-type contact layer 3 in the form of super lattice layer having different impurity concentration, in particular, decreases 
the resistance in the transverse direction and tends to decrease the threshold voltage and current in a laser diode, for 

35 example. 

[0084] This is supposed to be due to an effect similar to HEMT (High-Electron Mobility Transistor) as described 
below, in case a super lattice layer, which is made by doping a layer having higher band gap energy with greater amount 
of n-type impurity, is formed as n-type contact layer. In the super lattice layer made by laminating the first layer (the sec- 
ond layer) which is doped with an n-type impurity and has a greater band gap and the second layer (the first layer) which 

40 is undoped (state of being not doped will be called undoped hereinafter) and has less band gap, the layer having higher 
band gap energy is depleted in the interface between the layer doped with the n-type impurity and the undoped layer, 
and electrons (two dimensional electron gas) accumulate in the interface around the layer which has lower band gap 
energy and a thickness of about 100 angstroms. It is supposed that, because the two dimensional electron gas is gen- 
erated in the layer having lower band gap energy, the electrons move without being scattered by the impurity, and there- 

45 fore electron mobility in the super lattice layer increases and resistivity decreases. 

[0085] Also according to the present invention, when an n-side cladding layer is installed on a semiconductor layer 
201 of n conductivity side, the n-side cladding layer may be made in super lattice layer. In case an n-type nitride semi- 
conductor layer other than the n-side contact layer and the n-side cladding layer is installed in a semiconductor region 
201 of n conductivity side, the n-type nitride semiconductor layer may be made in the form of super lattice layer. How- 

so ever, it is a matter of course that, in case the nitride semiconductor layer comprising the super lattice layer is installed 
in the semiconductor region 201 of n conductivity side, it is desirable that either the n-type cladding layer acting as a 
carrier trapping layer or the n-type contact layer 3 to which current (electrons) is injected be made in super lattice struc- 
ture. 

[0086] In case a super lattice layer is formed in the semiconductor region 201 of n conductivity side placed between 
55 the active layer 4 and the substrate 1 as described above, the first layer and the second layer which constitute the super 
lattice layer may not be doped with impurity. This is because nitride semiconductor has a nature of becoming n-type 
even when undoped. It is desirable, however, to dope the first layer and the second layer with n-type impurity such as 
Si and Ge to make a difference in the impurity concentration as described above, even when forming on the n layer side. 
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[0087] When a super lattice layer is formed in the semiconductor region 201 of n conductivity side, the effect thereof 
will be an improvement in the quality of crystal similarly to the case of forming the super lattice layer in the ^conduc- 
tor region 251 of p-type conductivity side. Specifically, in the case of a nitride semiconductor device which has hetero 
junction carrier trapping layers of n-type and p-type are usually constituted from AIGaN which has a band gap energy 
which is higher than the active layer. Crystal of AIGaN is very difficult to grow, and cracks tend to develop in the crystal 
when a layer having the thickness of 0.5 urn or greater is grown with a single constitution. However, when a super lattice 
layer is made by laminating the first layer and the second layer each with a thickness within the elastic strain limit, as in 
the case of the present invention, the first layer and the second layer can be laminated with good quality of crystal and 
therefore a cladding layer having good quality of crystal can be grown. Thus because the nitride semiconductor is given 
good quality of crystal all over the semiconductor region 201 of n conductivity side, mobility can be increased through- 
out the semiconductor region 201 of n conductivity side and therefore Vf of a device wherein the super lattice layer is 
used as a cladding layer can be decreased. Further, when the super lattice layer is doped w.th an impurity such i as ; S. 
and Ge and the super lattice layer is used as the contact layer, it is supposed that the effect similar to that of HEMT 
described previously appears markedly, making it possible to decrease the threshold voltage and Vf further. 
[0088] Also according to the present invention, the super lattice layer may not be doped with the impurity which 
determines the conductivity types of the first layer and the second layer. The super lattice layer which is not doped with 
the impurity may be formed as any of the layers between the active layer and the substrate, in case the layer is in the 
semiconductor region 201 of n conductivity side, and may be formed as any of the layers between the carrier trapping 
layer (light trapping layer) and the active layer, provided that the layer is in the semiconductor region 251 of p conduc- 

[0089] de According to the present invention, as described above, because the super lattice layer is used either as the 
cladding layer acting as a carrier trapping layer formed in the semiconductor region 201 of n conductivity side or in the 
semiconductor region 251 of p conductivity side interposing the active layer, or as an optical waveguide layer of the 
active layer or as a current injection layer provided with an electrode being formed in contact therewith, it is desirable 
that mean band gap energy of the nitride semiconductor constituting the super lattice layer be controlled to be higher 
than that of the active layer. 

[0090] While the region comprising the nitride semiconductor layers placed between the active layer and the p elec- 
trode is referred to as the semiconductor region on p conductivity side in this specification, this does not mean that all 
the nitride semiconductor layers constituting the semiconductor region have the p-type conductivity. Similarly, the region 
comprising nitride semiconductor layers between the active layer and a GaN substrate 100 is referred to as the sem.- 
conductor region of n-side conductivity, this does not mean that all the nitride semiconductor layers constituting the 
region have the p-type conductivity. 
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Embodiment 2 



[0091] Now the second embodiment of the present invention will be described below. 
[0092] Fig 2 is a schematic cross sectional view (cross section perpendicular to the direction of propagation of 
laser light) showing the configuration of a nitride semiconductor device according to the second embodiment of the 
present invention The nitride semiconductor device is, for example, a nitride semiconductor laser diode device which 
40 has an active layer 1 6 comprising a nitride semiconductor interposed by a semiconductor region 202 of n conductivity 
side (consisting of an n-side contact layer 12. a crack preventing layer 13. an n-side cladding layer 14 and an n-s.de 
optical waveguide layer 15) and a semiconductor region 252 of p conductivity side (consisting of a cap layer 17. a p- 
side optical waveguide layer 18. a p-side cladding layer 19 and a p-side contact layer 20) provided on a C plane of a 
substrate 10 made of sapphire or the like. . 
[0093] In the nitride semiconductor device of the second embodiment, threshold voltage of the nitride semiconduc- 
tor device which is a laser diode is set to a low level by forming the n-side cladding layer 1 4 in the semiconductor region 
202 of n conductivity side in the form of super lattice layer and forming the p-side cladding layer 19 in the semiconductor 
region 252 of p conductivity side in the form of super lattice layer. The nitride semiconductor device according to the 
second embodiment of the present invention will be described in detail below by referring to Fig. 2. 
[0094] In the nitride semiconductor device of the second embodiment, first the n-side contact layer 12 is formed on 
the substrate 10 via a buffer layer 1 1 and a second buffer layer 1 1 2. then the crack preventing layer 1 3. the n-side dad- 
ding layer 14 and the n-side optical waveguide layer 15 are laminated on the n-side contact layer 12. thereby to form 
the semiconductor region 202 of n conductivity side. Formed on the surfaces of the n-side contact layer 12 exposed on 
both sides of the crack preventing layer 1 3 are n-side electrodes 23 which make ohmic contact with the n-side contact 
layer 12 while an n-side pad electrode for the purpose of wire bonding, for example, is formed on the n-side electrode 
23 Then the active layer 16 made of a nitride semiconductor is formed on the n-side optical waveguide layer 15, and 
the cap layer 1 7, the p-side optical waveguide layer 1 8, the p-side cladding layer 1 9 and the p-side contact layer 20 are 
formed on the active layer 16. thereby to form the semiconductor region 252 of p conductivity side. Further on the p- 
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side contact layer 20. the p-side electrode 21 which makes ohmic contact with the p-side contact layer 20 is formed, 
and the p-side pad electrode for the purpose of wire bonding, for example, is formed on the p-side electrode 21 . Formed 
on the p-side contact layer 20 and the p-side cladding layer 19 is a ridge which extends long in the direction of reso- 
nance, thereby to trap light in the active layer 16 in the transverse direction (direction perpendicular to the direction of 
5 propagation) and form a resonator which resonates in the longitudinal direction of the ridge by using a cleavage plane 
which is at right angles to the ridge, thus making the laser oscillate. 

[0095] Components of the nitride semiconductor device of the second embodiment will now be described below. 
(Substrate 10) 

10 

[0096] The substrate 10 may be made of, in addition to sapphire having principal plane in C plane, sapphire having 
principal plane in R plane or A plane, insulating substrate such as spinel (MgAI 2 0 4 ), or other semiconductor substrate 
such as SiC (including 6H, 4H and 3C). ZnS, ZnO, GaAs and GaN. 

is (Buffer layer 11) 

[0097] The buffer layer 1 1 is formed by growing AIN : GaN, AJGaN, InGaN. etc., for example, at a temperature within 
900°C to a thickness of several tens to several hundreds of angstroms. While the buffer layer 11 is formed for the pur- 
pose of relaxing lattice constant mismatch between the substrate and the nitride semiconductor, it may be omitted 
20 depending on the method of growing the nitride semiconductor, type of substrate and other conditions. 

(Second buffer layer 112) 

[0098] The second buffer layer 1 12 is a layer made of a single crystal nitride semiconductor which is grown on the 
25 buffer layer 1 1 at a temperature higher than that of the buffer layer, and is formed to be thicker than the buffer layer 1 1 
The second buffer layer 1 12 is made as a layer which has a concentration of n-type impurity lower than that of the n- 
side contact layer 12 to be grown next, or as a nitride semiconductor layer which is not doped with an n-type impurity. 
The second buffer layer 1 12 may be constituted as ln x AlYGai_x- Y N (0^X, 0=§Y. X+Y=s 1 ), for example, of which compo- 
sition is not a matter of importance here, but the composition is preferably in the form of AlyGa^yN which is undoped 
30 and has a proportion of Al (value of Y) within 0.1 , and most preferably undoped GaN. When made in such a composi- 
tion, the second buffer layer 1 12 having few defects can be grown and, when the second buffer layer 1 12 is made in the 
form of undoped GaN, the second buffer layer 1 12 having fewest defects can be formed. Also it is further preferable that 
the n-side contact layer 12 be formed in super lattice structure. 

[0099] When the second buffer layer 1 1 2 having low impurity concentration and few defects is grown before growing 
35 the n-side contact layer 1 2, as described above, the n-side contact layer 12 having a high carrier concentration and few 
defects can be formed with a relatively larger thickness. That is, while the n-side contact layer 12 having a high carrier 
concentration needs to be formed by growing a nitride semiconductor of a high n-type impurity concentration, it is diffi- 
cult to grow a thick nitride semiconductor layer having a high impurity concentration with few defect. Thus when the n- 
side contact layer 12 is formed without forming the n-side buffer layer 112, not only the n-side contact layer 12 having 
40 many defects is formed but also other nitride semiconductor such as active layer comes to be grown on the n-side con- 
tact layer having many defects, causing the layer to be formed thereon to include crystal defect extending from the layer 
below, making it impossible for the layer (active layer or the like) to be formed thereon to grow with few defects. There- 
fore, the second buffer layer 1 12 has important roles in growing the n-side contact layer to be formed thereon with few 
defects as well as in forming the semiconductor layers which constitute the nitride semiconductor device with few 
45 defect. 

[0100] Thickness of the second buffer layer 1 12 is preferably controlled to be 0.1 jim or grater, more preferably 0.5 
lim or grater, and most preferably in a range from 1 *im to 20 firn. When the second buffer layer 1 12 is thinner than 0.1 
*im, substantial improvement in the quality of crystal of the n-side contact layer 1 2 cannot be expected. When the sec- 
ond buffer layer 1 12 is thicker than 20 \xm, on the other hand, the second buffer layer 1 12 itself tends to include much 

so crystal defects resulting in decreased effect of buffer layer. When the second buffer layer 1 12 is grown to be relatively 
thick to an extent that does not exceed 20 |xm, there is an advantage of improved heat dissipation. That is, when a laser 
device is made, heat is more easily transmitted in the second buffer layer 112 and therefore life of the laser device is 
elongated. Moreover, leaking light from the laser light diffuses in the second buffer layer 1 12, thereby making it easier 
to obtain laser beam having near elliptical configuration. The second buffer layer 112 may be omitted when an electri- 

55 cally conductive substrate such as GaN, SiC, ZnO or the like is used as the substrate. 
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(n-side contact layer 12) 

[0101] The n-side contact .ayer 12 ads as a contact .ayer ^^^^ 

ness is preferably controHed within a range from 0.2 „m to 4 ^ When * s ^ than Mj* 
dHHcult to control the etching rate for expos,ng the 1 ^« I JSSS^SE^ poor?du. to impurity. 
When the thickness te greater than 4 am. on the ^JJ^^^'BSnowiS^ o> n-type impurity in the 
The n-side contact layer 12 is made of, for example. ^^.^ fi ^H™^S to , x i^/cm 3 . and more 
nKridesemiconduc— 

preferably Irom 1 * 10 ie /crn 3 to 1 * 10 /cm . When me ^*™"" «™ hnM current and voltage cannot be 
intact with the n electrode material cannot be -^^^ W^Snl " Lrjce incre^es 
decreased in a Beer device. When the concentrator. « ' * I -ie to set the impurity concentration in 

and the quality ol crystal deteriorate tS^Z^umXT^^^, concentration in 

the n-side contact layer 12 higher than that ol the ■«*^'f» e, ""f2 men electrode 23 When an electrically 
the n*de cc^actlaye, 12. N order ttSSSZtZZZ — • is ins*.* 

dec-eased. Pretty the n-*de^^ 
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(Crack preventing layer 13) 
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[0104, Thecra* P reve rt in^ 

10 1 W and has a thickness of. for example. 500 angrtwns. ^Jhe crack p^ent. 9 from de/eloping 

an n-type nitride semiconductor wh.ch .ncludes In preferably ^^P* 1 ^^JL layer 13 is preferably 
in a nitride semiconductor layer which includes M 0 J e * rm ^*^^ 



lattice structure. 

(n-side cladding layer 14 made in n-type super lattice structure) 



[0105] Tne n-side cladding layer is made of n-type AI 0 ,Gao 8 N ^^^J^^^^Si^ 
super lattice structure made by ^ting the first ^ 

20 angstroms thick arternately. and has an overa. . th,ckness ol for one of the layers 

tions as a carrier trapping .ayer and light trappmg "^^T^ 7^^221 When the .ayer is grown to 
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ity of crystal without cracks, 
(n-side optical waveguide layer 15) 
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be made in super lattice structure. In case the n-side optical waveguide layer 15 and the n-side cladding layer 14 are 
made in super lattice structure, mean band gap energy of the nitride semiconductor layers which constitute the super 
lattice layer is set to be higher than that of the active layer. When forming a super lattice layer, at least one of the first 
layer and the second layer may or may not be doped with an n-type impurity. The n-side optical waveguide layer 15 may 
also be either a single layer of undoped nitride semiconductor or a super lattice layer made by laminating undoped 
nitride semiconductors. 



(Active layer 16) 

10 [0107] The active layer 16 is made by alternately laminating a quantum well layer which is made of, for example, 
ln 0 2 Gao 8 N doped with Si in a concentration of 8 x I0 18 /cm 3 and has a thickness of 25 angstroms and a barrier layer 
made of lno.05Gao.95N doped with Si in a concentration of 8 x I0 18 /cm 3 and has a thickness ot 50 angstroms, thereby 
forming a layer of multiple quantum well structure (MQW) having a specified thickness. In the active layer 1 6, either both 
or one of the quantum well layer and the barrier layer may be doped with the impurity. When doped with an n-type impu- 

75 rity, threshold value tends to decrease. When the active layer 16 is made in multiple quantum well structure as 
described above, it is always formed by laminating the quantum well layer having a lower band gap energy and a barrier 
layer having a band gap energy lower than that of the quantum we!! layer, and is therefore distinguished from super lat- 
tice layer. Thickness of the quantum well layer is within 100 angstroms, preferably within 70 angstroms and most pref- 
erably 50 angstroms. Thickness of the barrier layer is within 150 angstroms, preferably within 100 angstroms and most 

20 preferably 70 angstroms. For example, the quantum well structure active layer disclosed by Japanese Non-examined 
Patent Publication No. 9-148678 (U.S. Patent Application 08/743,72). 

(p-side cap layer 1 7) 

25 [0108] The p-side cap layer 17 has band gap energy higher than that of the active layer 16, and is made of, for 
example, p-type AI0.3Gao.7N doped with Mg in a concentration of 1 x I0 20 cm 3 and has a thickness of. for example, 200 
angstroms. While the cap layer 17 is preferably used in this way according to the second embodiment, the cap layer is 
formed with a small thickness and therefore may be of i-type wherein carriers are compensated by doping n-type impu- 
rity. Thickness of the p-side cap layer 17 is controlled within 0.1 urn, more preferably within 500 angstroms, and most 

30 preferably within 300 angstroms. When grown to a thickness greater than 0.1 pm, cracks tend to develop in the p-side 
cap layer 1 7 making it difficult to grow a nitride semiconductor layer of good quality of crystal. When the thickness of the 
p-side cap layer 17 is greater than 0.1 *im, the carrier cannot pass through the p-side cap layer 17, which acts as an 
energy barrier, through tunnel effect. When the penetration of carrier by tunnel effect is taken into consideration, the 
thickness is preferably set to within 500 angstroms and more preferably within 300 angstroms. 

35 [0109] The p-side cap layer 17 is preferably formed by using AIGaN having a high proportion of Al in order to make 
the LD device easier to oscillate, and the LD device becomes easier to oscillate when the AIGaN layer is made thinner. 
For example, in the case of A^a^N with the value of Y being 0.2 or greater, the thickness is preferably controlled 
within 500 angstroms. While the lower limit of the p-side cap layer 17 is not specified, it is preferably formed to a thick- 
ness not less than 10 angstroms, 

40 

(p-side optical waveguide layer 18) 

[0110] The p-side optical waveguide layer 18 has band gap energy higher than that of the p-side cap layer 17 and 
is made of, for example, p-type GaN doped with Mg in a concentration of 1 x l0 20 /cm 3 and has a thickness of 0.1 ^m. 
45 The p-side optical waveguide layer 18 lunctions as an optical waveguide layer for the active layer 16, and is preferably 
formed by growing GaN, InGaN similarly to the n-side optical waveguide layer 15. This layer functions also as a buffer 
layer when growing the p-side dadcfing layer 19, and functions as a favorable optical waveguide layer when grown to a 
thickness in a range from 100 angstroms to 5 urn, and more preferably in a range from 200 angstroms to 1 \x\r\. While 
the p-side optical waveguide layer is usually rendered p-type conductivity by doping a p-type impurity such as Mg, alter- 
so natively it may not be doped with any impurity. And the p-side optical waveguide layer may also be made in super lattice 
structure. When made in super lattice structure, at least one of the first layer and the second layer may be doped with 
a p-type impurity, or may not be doped at all. 

(p-side cladding layer 19 = super lattice layer) 

55 

[0111] The p-side, cladding layer 19 is made of p-type AI0.2Ga0.sN doped with Mg in a concentration of 1 x 
10 20 /cm 3 in super lattice structure made by alternately laminating the first layer 20 angstroms thick and the second layer 
which is made of p-type GaN and is doped with Mg in a concentration of 1 x 10 20 /cm 3 having a thickness of 20 ang- 
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Ser than 2 _m. more preferably not less than 500 angstroms and not greater than 1 pm. 



(p-side contact layer 20) 
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which includes a nitride semiconductor including Al, is installed at a position farther than the p-side optical waveguide 
layer 1 8 from the active layer. Because the p-side cap layer 1 7 is made with a high band gap energy, electrons injected 
from the n layer are blocked by the p-side cap layer 17 and trapped, so that the electrons do not overflow the active 
layer, thus resulting in less leakage current in the device. 

s [0119] While configurations of the nitride semiconductor device according to the second embodiment which are 
preferable as the configuration of laser device are described above, the present invention is not limited to any particular 
device configuration and is applicable as long as at least one n-type super lattice layer is provided in the semiconductor 
region 202 on n conductivity side below the active layer 16, and at least one p-type super lattice layer is provided in the 
semiconductor region 252 on p conductivity side above the active layer 16. However, it is most preferable for the pur- 

w pose of reducing the values of Vf and threshold of the device, that the p-type super lattice layer is formed in the p-side 
cladding layer 19, which acts as a carrier trapping layer, when provided in the semiconductor region 252 on p conduc- 
tivity side, and is formed in the n contact layer 12, which acts as a current injection layer which the n electrode 23 is in 
contact with, or the n cladding layer 14, which acts as a carrier trapping layer, when provided in the semiconductor 
region 202 on n conductivity side. It is a matter of course that the configuration similar to that of the device of the second 

is embodiment can be applied to an LED device (except for that a ridge is not necessary for the LED device). 

[0120] In the nitride semiconductor device of the second embodiment configured as described above, it is prefera- 
ble that the device be annealed in an atmosphere which does not include H, for example nitrogen atmosphere, at a tem- 
perature not lower than 400°C, for example 700°C, after the layers have been formed. This process decreases the 
resistance of each layer of the p-type nitride semiconductor region further, thereby decreasing the threshold voltage fur- 

20 ther. 

[0121] Also in the nitride semiconductor device of the second embodiment, the p electrode 21 made of Ni and Au 
is formed in the form of stripe on the surface of the p-side contact layer 12, while the n-side contact layer is exposed 
symmetrically with respect to the p electrode 21 and the n electrode 23 is installed to cover nearly the entire surface of 
the n-side contact layer. When an insulating substrate is used, such a configuration of providing the n electrode 23 sym- 

25 metrically on both sides of the p electrode 21 is very advantageous in decreasing the threshold voltage. 

[01 22] According to the second embodiment, a multi-layer dielectric film made of Si0 2 and Ti0 2 may be formed on 
the cleavage plane (plane of resonator) which is perpendicular to the ridge (stripe-shaped electrode). 
[0123] According to the present invention, because the super lattice layer is used either as the cladding layer which 
acts as the carrier trapping layer formed in the n-type region or p-type region interposing the active layer, or as an opti- 

30 cal waveguide layer of the active layer or as a current injection layer provided with an electrode being formed in contact 
therewith, it is preferable to control the mean band gap energy of the nitride semiconductor which constitutes the super 
lattice layer to be higher than that of the active layer. 

Embodiment 3 

35 

[0124] Fig. 3 is a schematic cross sectional view showing the configuration of the nitride semiconductor device 
according to the third embodiment of the present invention. The nitride semiconductor device of the third embodiment 
is a laser diode of stripe electrode type using the end face of the active layer as a resonance plane, and Fig. 3 sche- 
matically shows the cross section of the device when cut in a direction perpendicular to the direction of propagation of 
40 laser light. The third embodiment of the present invention will be described below by referring to Fig. 3. 
[0125] In Fig. 3, reference numerals refer to the following components. 

[0126] 100 denotes a GaN substrate of a thickness not less than 10 um which is grown on an auxiliary substrate 
made of a material other than nitride semiconductor, for example a substrate made of such material as sapphire, spinel, 
SiC, Si, GaAs and ZnO. The auxiliary substrate may be removed after the GaN substrate 100 is formed as shown in 
45 Fig. 3, or may be left to remain thereon and used without removing as in the case of an embodiment to be described 
later (Fig. 8). 

[0127] 1 1 denotes a buffer layer made of Si-doped n-type GaN, which also functions as an n-side contact layer in 
the third embodiment. 

[0128] 14 denotes an n-side cladding layer of super lattice structure made by laminating Si-doped n-typ 
so Al 0 2 Gao 8 N (first nitride semiconductor layer) 40 angstroms thick and undoped GaN layer (second nitride semiconduc- 
tor layer) 40 angstroms thick, alternately in 100 layers. In the third embodiment, the n-side cladding layer 14 is formed 
at a position located apart from the active layer. 

[0129] 15 denotes an n-side guide layer made of, for example, undoped GaN which is placed between the n-side 
cladding layer 14 and the active layer 16 and has a band gap energy lower than that of AI0.2Ga0.sN of the n-side clad- 
55 ding layer 14. 

[01 30] A semiconductor region 203 of n conductivity side is constituted from the n-side buffer layer 1 1 , the n-side 
cladding layer 14 and the n-side optical waveguide layer 15. 

[0131] 16 denotes an active layer of multi-quantum well structure made by laminating three quantum well layers 
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made of Al 0 2 Ga o 8 N with a thickness of 30 angstroms and two barrier layers made of ln a0 5G a o.95 N having a band gap 
energy higher than that of the quantum well layers and thickness of 30 angstroms, alternately, in five layers in all. 
[0132] 17 denotes a p-side cap layer made of, for example, Mg<Joped p-type Al 0 . 3 Gao.7 N whicn nas a band 9 a P 
energy higher than the band gap energy of the quantum well layers of the active layer 1 6 and higher than the band gap 
s energy of the p-side optical waveguide layer 1 8. The band gap energy of the p-side cap layer 1 7 is preferably set to be 
higher than that of the nitride semiconductor layer (fourth nitride semiconductor layer) which has less band gap energy 
among the p-side cladding layer 19 of the super lattice structure. 

[01 33] 18 denotes the p-side guide layer made of, for example, undoped GaN which is placed between the p-side 
cladding layer 19 and the active layer 16 and has a band gap energy lower than that of Al 0 2 Gaa 8 N of the p-side clad- 
10 ding layer 19. 

[0134] 19 denotes a p-side cladding layer of super lattice structure made by laminating Mg-doped p-type 
Ai 0 2 Gaa 8 N which is 40 angstroms thick and undoped GaN layer 40 angstroms thick, alternately in 100 layers, located 
apart from the active layer. 

[0135] 20 denotes a p-side contact layer made of, for example, Mg-doped GaN which has a band gap energy lower 
75 than that of the Al 0 2 Ga 0 8 N of the p-side cladding layer 1 9. 

[01 36] A semiconductor region 253 of p conductivity side is constituted from the p-side cap layer 1 7, the p-side opti- 
cal waveguide layer 18, the p-side cladding layer 19 and the p-side contact layer 20. 

[0137] As described above, the laser device of the third embodiment of the present invention has such a structure 
as the nitride semiconductor layers 1 1 and 14 through 20 are laminated on the GaN substrate 100, wherein stripe ridge 
20 is formed on the nitride semiconductor layer located over the p-side cladding layer 1 9 and the p electrode 21 is formed 
on substantially the entire surface of the p-side contact layer 20 located on the outermost surface of the ridge. On the 
surface (top surface) of the exposed n-side buffer layer 1 1 , on the other hand, is formed the n electrode 23. In the third 
embodiment, the n electrode 23 is formed on the surface of the n-side buffer layer 1 1 , but because the GaN substrate 
100 is used as the substrate, such a configuration may also be employed as the portion where the n electrode is to be 
25 formed is etched down to the GaN substrate 1 00 thereby to expose the surface of the GaN substrate 1 00, then the n 
electrode is formed on the exposed GaN substrate 100 so that the p electrode and the n electrode are provided on the 
same side. An insulating film 25 made of, for example. Si0 2 is formed on the exposed surface of the nitride semicon- 
ductor except for the top of the n electrode 23 and the p electrode 21 , while the n pad electrode 22 and the n pad elec- 
trode 24 are provided for the purpose of bonding for the connection with the p electrode 21 and the n electrode 23 via 
30 the apertures in the insulating film 25 above the n electrode 23 and the p electrode 21 . While the region comprising the 
nitride semiconductor layers placed between the active layer and the p electrode is referred to as the semiconductor 
region of p conductivity side, this does not mean that all the nitride semiconductor layers constituting the semiconductor 
region have p-type conductivity. Similarly, the region comprising the nitride semiconductor layers placed between the 
active layer and a GaN substrate 100 is referred to as the semiconductor region of n-side conductivity, this does not 

35 mean that all the nitride semiconductor layers constituting the region have n-type conductivity, as described previously. 
[01 38] The laser device according to the third embodiment of the present invention has the n-side cladding layer 1 4 
of super lattice structure made by laminating the first nitride semiconductor layer having a high band gap energy and 
the second nitride semiconductor layer having a band gap energy lower than that of the first nitride semiconductor layer, 
the two layers having different impurity concentrations, provided at positions apart from the active layer 16 in the n-side 

40 nitride semiconductor layer located below the active layer 1 6 shown in Fig. 3. Thickness of the first nitride semiconduc- 
tor layer and the second nitride semiconductor layer which constitute the super lattice layer is preferably controlled to 
be within 100 angstroms, more preferably within 70 angstroms and most preferably within a range from 10 to 40 ang- 
stroms. When the thickness is greater than 100 angstroms, the first nitride semiconductor layer and the second nitride 
semiconductor layer become thicker than the elastic strain limit and microscopic cracks or crystal defect tend to develop 

45 in the film. While the lower limit of the thickness of the first nitride semiconductor layer and the second nitride semicon- 
ductor layer is not specified according to the present invention and may be of any value as long as it is monoatomic layer 
or thicker, it is preferably 10 angstroms or greater. Further, the first nitride semiconductor layer is preferably made by 
growing a nitride semiconductor which includes at least Al. preferably AlxGa^xN (0<X^1). While the second nitride 
semiconductor layer may be anything as long as it is a nitride semiconductor having a band gap energy lower than that 

so of the first nitride semiconductor layer, it is preferably made of a nitride semiconductor of binary mixed crystal or ternary 
mixed crystal such as AlyGa^N (0=iY<1, X>Y) and I^Ga^N (0^z<1) which can be grown easily and provide good 
quality of crystal. According to the present invention, it b more preferable that the first nitride semiconductor be AlxGa^ 
X N (0<X<1) which does not include In and the second nitride semiconductor be InzGa^N (0^2<1) which does not 
include Al, and most preferably the first nitride semiconductor is AlxGa^N (0<X=§0.3) with the mixing proportion of Al 

55 (value of Y) being 0.3 or less and the second nitride s miconductor is GaN. for the purpose of obtaining super lattice of 
excellent quality of crystal. 

[0139] When the first nitride semiconductor is made by using AlxGa 10 (N (0<X<1) and the second nitride semicon- 
ductor is made by using GaN, a remarkable advantage in terms of manufacture as described below can be obtained. 
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That is, when forming the AlxGa-j . X N (0<X<1 ) layer and the GaN layer by metal organic vapor phase deposition process 
(MOVPE: metal organic vapor phase epitaxy), every layer can be grown in the same H 2 atmosphere. Therefore, a super 
lattice layer can be formed by growing the AlyGa^N (0<X<1) layer and the GaN layer alternately without changing the 
atmosphere. This provides a remarkable advantage when manufacturing the super lattice layer which requires several 

5 tens to several hundreds of layers to be laminated. 

[0140] The cladding layer which has the functions of light trapping layer and carrier trapping layer must have a band 
gap energy higher than that of quantum well structure of the active layer. Although a nitride semiconductor of high mix- 
ing proportion of Al can be used to make a nitride semiconductor layer of a relatively high band gap energy, it has been 
very difficult to grow a crystal of nitride semiconductor of high mixing proportion of Al, because of cracks which are likely 

w to develop in a thick film. When formed in a super lattice layer as in the case of the present invention, however, cracks 
are made less likely to occur because the crystal is grown to a thickness within the elastic strain limit, even when the 
AIGaN layer formed as the first nitride semiconductor layer constituting the super lattice layer is made with a somewhat 
high mixing proportion of Al. With this configuration, in the present invention, a layer having a high mixing proportion of 
Ai can be grown with good quality of crystal, and therefore it is made possible to form a cladding layer having good 

15 effects of light trapping and carrier trapping, thereby reducing the threshold voltage in the laser device. The present 
invention can also be applied to LED devices, in which case it is made possible to decrease Vf (forward voltage) in the 
LED device; 

[0141 ] Further in the laser device according to the third embodiment of the present invention, n-type impurity con- 
centration is set to be different between the first nitride semiconductor layer and the second nitride semiconductor layer 

20 of the n-side cladding layer 14. This configuration is the so-called modulation doping. When one layer is made with 
lower n-type impurity concentration or is preferably undoped with the impurity and the other layer is doped in a higher 
concentration, this modulation doping is also capable of decreasing the threshold voltage and Vf. This is because the 
presence of a layer having a low impurity concentration in the super lattice layer increases the mobility in the layer, and 
coexistence of a layer having a high concentration of impurity makes it possible to form a super lattice layer even when 

25 the carrier concentration is high. That is, it is supposed that the coexistence of a layer of low impurity concentration and 
high mobility and a layer of high impurity concentration and high carrier concentration allows a layer having a high impu- 
rity concentration and high mobility to be a cladding layer, thus decreasing the threshold voltage and vf. 
[0142] When a nitride semiconductor layer having a high band gap energy is doped with an impurity in a high con- 
centration, the modulation doping effect is supposed to generate two dimensional electron gas between a high impurity 

30 concentration layer and a low impurity concentration layer, so that the resistivity decreases due to the effect of the two 
dimensional electron gas. In a super lattice layer made by laminating a nitride semiconductor layer which is doped with 
an n-type impurity and has a high band gap energy and an undoped nitride semiconductor layer with a low band gap 
energy, for example, the barrier layer side is depleted in the hetero-junction interface between the layer which is doped 
with the n impurity and the undoped layer, while electrons (two dimensional electron gas) accumulate in the vicinity of 

35 the interface on the side of the layer having lower band gap. Since the two dimensional electron gas is formed on the 
lower band gap side and therefore the electron movement is not subject to disturbance by the impurity, electron mobility 
in the super lattice increases and the resistivity decreases. It is also supposed that the modulation doping on p side is 
caused by the effect of the two dimensional positive hole gas. In the case of p layer, AIGaN has higher resistivity than 
GaN has. Thus it is supposed that, because the resistivity is decreased by doping AIGaN with p type impurity in a higher 

40 concentration, a substantial decrease is caused in the resistivity of the super lattice layer, thereby making it possible to 
decrease the threshold value when the laser device is made. 

[0143] When a nitride semiconductor layer having a low band gap energy is doped with an impurity in a high con- 
centration, such an effect as described below is expected to be produced. When the AIGaN layer and the GaN layer are 
doped with the same amounts of Mg, for example, acceptor level of Mg becomes deeper and the activation ratio 

45 becomes lower in the AIGaN layer. In the GaN layer, on the other hand, acceptor level of Mg becomes less deep and 
the Mg activation ratio becomes higher than in the AIGaN layer. When doped with Mg in a concentration of 1 x 
10 20 /cm 3 , for example, carrier concentration of about 1 x 10 18 /cm 3 is obtained in GaN, while the concentration obtained 
in AIGaN is only about 1 x 10 17 /cm 3 . Hence in the present invention, a super lattice layer is made from AIGaN and GaN 
and the GaN layer from which higher carrier concentration can be expected is doped with greater amount of impurity, 

so thereby forming super lattice of a high carrier concentration. Moreover, because tunnel effect causes the carrier to move 
through the AIGaN layer of a lower impurity concentration due to the super lattice structure, the carrier can move in the 
AIGaN layer under almost no influence of the impurity, while the AIGaN layer functions also as a cladding layer having 
a high band gap energy Therefore, even when the nitride semiconductor layer of lower band gap energy is doped with 
a greater amount of impurity, very good effect can be obtained in decreasing the threshold voltage of the laser device 

55 or LED device. The above description deals with a case of forming the super lattice layer on p-type layer side, although 
similar effect can be obtained also when a super lattice layer is formed on the n layer side. 

[0144] When the first nitride semiconductor layer having a higher band gap energy is doped with an n-type impurity 
in a high concentration, the amount of doping in the first nitride semiconductor layer is preferably controlled within a 
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range from 1 x 10 17 /cm 3 to 1 x lO^/cm 3 , or more preferably within a range from 1 x 10 18 /cm 3 to 5 x 10 19 /cm 3 . When 
the impurity concentration is lower than 1 x 10 17 /cm 3 , the difference from the concentration in the second nitride sem- 
iconductor layer becomes too small to obtain a layer of high carrier concentration. When the impurity concentration is 
higher than 1 x l0 20 /cm 3 , on the other hand, leak current in the device itself tends to increase. Meanwhile the n-type 

5 impurity concentration in the second nitride semiconductor layer may be at any level as long as it is lower than that of 
the first nitride semiconductor layer, but it is preferably lower than one tenth of the latter. Most preferably the second 
nitride semiconductor layer is undoped, in which case a layer of the highest mobility can be obtained. However, because 
each of the component layers of a super lattice layer is thin, some of the n-type impurity diffuses from the first nitride 
semiconductor into the second semiconductor layer. Though even in this case, effects of the present invention can be 

10 obtained when the n-type impurity concentration in the second nitride semiconductor layer is within 1 x I0 19 /cm 3 . The 
n-type impurity is selected from among the elements of IVB group and VIB group of the periodic table such as Si, Ge, 
Se, S and O, and preferably selected from among Si, Ge and S. The effect is the same also in case the first nitride sem- 
iconductor layer having a higher band gap energy is doped with less amount of n-type impurity and the second nitride 
semiconductor layer having a lower band gap energy is doped with greater amount of N-type impurity 

15 [0145] The laser device according to the third embodiment of the present invention has the p-side cladding layer 1 9 
of super lattice structure made by laminating a third nitride semiconductor layer having a high band gap energy and a 
fourth nitride semiconductor layer having a band gap energy lower than that of the third nitride semiconductor layer, the 
two layers having different impurity concentrations, provided at positions apart from the active layer 16 in the p-side 
nitride semiconductor layer located above the active layer 16 shown in Fig. 3. Thickness of the third nitride semiconduc- 

20 tor layer and the fourth nitride semiconductor layer which constitute the super lattice layer are preferably controlled to 
be within 100 angstroms, more preferably within 70 angstroms and most preferably within a range from 10 to 40 ang- 
stroms, as in the case of the n-side cladding layer 14. Similarly, the third nitride semiconductor layer is preferably made 
by growing a nitride semiconductor which includes at least Al, preferably AlxGa-^xN (0 <X^1). The fourth nitride semi- 
conductor is preferably made of a nitride semiconductor of binary mixed crystal or ternary mixed crystal such as 

25 AlyGawN (0^Y<1 , X>Y) or \n^3a A . z N (0^Z^1). 

[0146] When the p-type cladding, layer 19 is made in super lattice structure, the super lattice structure has the 
same effect on the laser device as that of the n cladding layer 14, and also has such an effect as follows in addition to 
the case of forming on the n layer side. That is. the p-type nitride semiconductor has resistivity which is usually at least 
two orders of magnitude higher compared to n-type nitride semiconductor. Therefore, when a super lattice layer is 

30 formed on the p layer side, remarkable effect of reducing the threshold voltage is obtained. Nitride semiconductor is 
known to be a semiconductor which is difficult to obtain in the form of p-type crystal. Such a process has been known 
where a nitride semiconductor layer doped with a p-type impurity is annealed and then hydrogen is removed thereby 
manufacturing a p-type crystal (Japanese Patent No. 2540791). However, the p-type nitride semiconductor thus 
obtained has resistivity as high as several ohm-centimeters at the lowest. By turning this p-type layer into a super lattice 

35 layer, better quality of crystal can be obtained and the resistivity can be reduced at least one order of magnitude lower 
than that of the prior art, thereby making it possible to decrease the threshold voltage. 

[0147] In the third embodiment, the third nitride semiconductor layer and the fourth nitride semiconductor layer of 
the p-type cladding layer 19 are set to have different concentrations of p-type impurity, so that one layer has a high 
impurity concentration and the other layer has a lower impurity concentration. Similarly to the case of the n-side clad- 
40 ding layer 14, threshold voltage and Vf can be decreased by doping the third nitride semiconductor layer which has a 
high band gap energy with the p-type impurity in a higher concentration and doping the fourth nitride semiconductor 
layer which has a low band gap energy with the p-type impurity in a lower concentration. 

[0148] A configuration reverse to the above is also possible: the third nitride semiconductor layer which has high 
band gap energy is doped with the p-type impurity in a lower concentration and the fourth nitride semiconductor layer 
45 which has low band gap energy is doped with the p-type impurity in a higher concentration. The reason is as described 
previously. 

[0149] The amount of doping in the third nitride semiconductor layer is preferably controlled within a range from 1 
x 10 18 /cm 3 to 1 x I0 21 /cm 3 , or more preferably within a range from 1 x 10 19 /cm 3 to 5 x 10 20 /cm 3 . When the impurity 
concentration is lower than 1 x 10 18 /cm 3 the difference from the concentration in the fourth nitride semiconductor layer 

so becomes too small to obtain a layer of high carrier concentration. When the impurity concentration is higher than 1 x 
lO^Vcm 3 , on the other hand, quality of crystal tend to deteriorate. Meanwhile the p-type impurity concentration in the 
fourth nitride semiconductor layer may be at any level as long as it is lower than that of the third nitride semiconductor 
layer, but it is preferably lower than one tenth of the latter. Most preferably the fourth nitride semiconductor layer is 
undoped, in order to obtain the highest mobility. In practice, however, because the film is thin, some of the p-type impu- 

55 rity diffuses from the third nitride semiconductor. In order to obtain goad effect in the present invention, the concentra- 
tion is preferably within 1 x 10 20 /cm 3 , The p-type impurity is selected from among the elements of HA group and MB 
group of the periodic table such as Mg, Zn, Ca and Be, and preferably selected from among Mg and Ca. The above 
applies also to such a case as the third nitride semiconductor layer having higher band gap energy is doped with less 
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amount of p-type impurity and the fourth nitride semiconductor layer having lower band gap energy is doped with 
greater amount of p-type impurity. 

[0150] In the nitride semiconductor layer constituting the super lattice layer, the layer doped with the impurity in a 
higher concentration is preferably doped so that such a distribution of impurity concentration is obtained, that the impu- 

5 rity concentration is high in the middle portion of the semiconductor layer in the direction of thickness (located far from 
the second nitride semiconductor layer or the fourth nitride semiconductor layer) and is low (or undoped) in the portions 
near the ends (portions adjacent to the second nitride semiconductor layer and the fourth nitride semiconductor layer). 
When the super lattice layer is formed from the AIGaN layer doped with Si as n-type impurity and the undoped GaN 
layer, the AIGaN layer releases electrons as donor into the conductive band because it is doped with Si, the electrons 

io fall in the conductive band of the GaN which has a low potential. Because the GaN crystal is not doped with the donor 
impurity, carrier disturbance due to an impurity does not occur. Thus the electrons can move easily in the GaN crystal, 
namely high electron mobility is obtained. This is similar to the effect of the two cfimensional electron gas described pre- 
viously, thus increasing the mobility of the electrons substantially in the transverse direction and decreasing the resis- 
tivity. In the AIGaN layer having a high band gap energy, the effect is further enhanced when the central region relatively 

is apart from the GaN layer is doped with the n-type impurity in a high concentration. That is, among the electrons that 
move in GaN, electrons passing through a portion near the AIGaN are more or less subject to disturbance by the n-type 
impurity ions (Si in ihis case) which are present in a portion of ihe AIGaN layer adjacent to the GaN layer. However, 
when a portion of the AIGaN layer adjacent to the GaN layer is undoped as described above, electrons passing through 
the portion near the AIGaN layer become less subject to the disturbance of Si, and therefore mobility in the undoped 

20 GaN layer is further improved. Similar effect is obtained also when super lattice is formed from the third nitride semi- 
conductor layer of the p layer side and the fourth nitride semiconductor layer, although the action is different somewhat, 
and it is preferable that the third nitride semiconductor layer having a high band gap energy be doped with the p-type 
impurity in a higher concentration at the middle portion thereof and doped in a lower concentration or undoped at all at 
portions which are adjacent to the fourth nitride semiconductor layer. Although the impurity concentration distribution 

25 may also be realized in the nitride semiconductor layer having a low band gap energy doped with the n-type impurity in 
a higher concentration, a super lattice layer made by doping the nitride semiconductor layer of a lower band gap energy 
has less effect. 

[0151] While the configurations where the n-side cladding layer 14 and the p-side cladding layer 19 are made in 
super lattice layer structure have been described above, according to the present invention, the n-side buffer layer 1 1 
30 acting as a contact layer, the n-side optical waveguide layer 15, p-side cap layer 17, the p-side optical waveguide layer 
1 8, p-side contact layer 20, or the like may also be formed in super lattice structure. That is, any layer, whether it makes 
contact with the activation or not, may be formed in super lattice structure. When the n-side buffer layer 1 1 whereon the 
n electrode is formed is formed in super lattice structure, in particular, the effect similar to that of HEMT can be easily 
obtained. 

35 [0152] Further in the laser device according to the third embodiment of the present invention, the n-side optical 
waveguide layer 15 in which the impurity (n-type impurity in this case) concentration is controlled within 1 x 10 19 /cm 3 is 
formed between the n-side cladding layer 14 made of super lattice layer and the active layer 16, as shown in Fig. 3. 
Even when the n-side optical waveguide layer 15 is undoped, there is a possibility that the n-type impurity from other 
layers diffuses into this layer, although the effect of the present invention will not be lost provided that the concentration 

40 of the doped impurity is within 1 x 1 0 1 9 /cm 3 , in which case the n-side optical waveguide layer 1 5 functions as an optical 
waveguide layer. However, according to the present invention, impurity concentration in the n-side optical waveguide 
layer 15 is preferably within 1 x I0 18 /cm 3 , more preferably within 1 x I0 17 /cm 3 , and most preferably the n-side optical 
waveguide layer 15 is undoped. It is also preferable that the n-side optical waveguide layer 15 be formed from a nitride 
semiconductor which includes In or from GaN. 

45 [0153] Also in the laser device according to the third embodiment, the p-side optical waveguide layer 18 in which 
the impurity (p-type impurity in this case) concentration is controlled within 1 x 10 19 /cm 3 is formed between the p-side 
cladding layer 19 made of super lattice layer and the active layer 16. According to the present invention, impurity con- 
centration in the p-side optical waveguide layer 18 may be within 1 x I0 19 /cm 3 , but is preferably controlled within 1 x 
10 18 /cm 3 and most preferably the p-side optical waveguide layer 18 is undoped. While a nitride semiconductor shows 

so n-type conductivity when undoped, conductivity of the p-side optical waveguide layer 18 may be either n-type or p-type 
according to the present invention and is referred to as p-side optical waveguide layer regardless of the conductivity 
type in this specification. In practice, there is a possibility that the p-type impurity from other layers diffuses into the p- 
side optical waveguide layer 18. It is preferable that the p-side optical waveguide layer be also formed from a nitride 
semiconductor which includes In or from GaN. 

55 [0154] The reason why it is preferable that an undoped nitride semiconductor be interposed between the active 
layer and the cladding layer is as follows. A nitride semiconductor is designed to have the active layer emit light of wave- 
length usually in a range from 360 to 520 nm, more particularly from 380 to 450 nm. An undoped nitride semiconductor 
has lower absorptance for light of the wavelength region described above, than nitride semiconductors doped with n- 
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type impurity or p-type impurity. Therefore, when an undoped nitride semiconductor is interposed between a light emit- 
ting active layer and a cladding layer which acts as a light trapping layer, light emitted by the active layer is subject to 
less attenuation and it is made possible to make a laser device which oscillates with a low gain while decreasing the 
threshold voltage. This effect can be achieved when the impurity concentration in the optical waveguide layer is within 
5 1 x 10 19 /cm 3 . 

[01 55] This a preferred embodiment of the present invention is a light emitting device which is located apart from 
an active layer and has a cladding layer of super lattice structure that has been modulation-doped with an impurity, and 
a guide layer which is doped with an impurity in a low concentration or preferably undoped, interposed between the 
cladding layer and the active layer. 

w [0156] Further preferred embodiment is the light emitting device of the third embodiment wherein a quantum well 
layer of active layer and the p-side cap layer 17 made of a nitride semiconductor of thickness 0.1 ^m or less having a 
band gap energy higher than the band gap energy of the interface of the p-side guide layer 18 is formed between the 
p-side guide layer 18 and the active layer 16, with the impurity concentration in the p-side cap layer being controlled at 
1 x 1 0 1 W or higher. Thickness of the p-type cap layer 1 7 is controlled within 0. 1 ^m, more preferably within 500 ang- 

15 stroms, and most preferably within 300 angstroms. When grown to be thicker than 0. 1 ^m, cracks tend to develop in the 
p-type cap layer 17 thus making it difficult to grow a nitride semiconductor layer of good quality of crystal. When a thin 
layer having a high band gap energy is formed to a thickness within 0.1 urn adjacent to the active layer, leak current in 
the light emitting device can be decreased. This causes the electrons injected from the n layer side to accumulate in the 
active layer due to the energy barrier of the cap layer, resulting in increased probability of recombination of electrons 

20 and positive holes, thereby making it possible to increase the output power of the device. It is necessary to control the 
impurity concentration in the cap layer at 1 x I0 18 /cm 3 or higher. That is, the cap layer has a relatively high proportion 
of mixed Al, and a layer having a high proportion of mixed Al tends to have high resistance. Therefore, unless the layer 
is doped with an impurity to increase the carrier concentration and reduce the resistivity, the layer becomes similar to i 
layer of high resistance, thus forming p-i-n structure with poor current-voltage characteristics. The cap layer provided 

25 on the p side may also be formed on the n side. When formed on the n side, doping of the n-type impurity is not neces- 
sary. 

[0157] In the laser device of the third embodiment constituted as described above, because the n-side cladding 
layer 14 and the p-side cladding layer 19 are made in super lattice structure, electric resistance and the threshold volt- 
age of the n-side cladding layer 14 and the p-side cladding layer 19 can be reduced and the laser can be oscillated for 
30 a long period of time. 

[0158] In the laser device of the third embodiment, reduction of the threshold voltage is attempted with various 
means as described above, in addition to the constitution of the n-side cladding layer 14 and the p-side cladding layer 
1 9 in super lattice structure. 

[0159] Although the n-side cladding layer 14 and the p-side cladding layer 19 are made in super lattice structure in 
35 the third embodiment, the present invention is not limited to this configuration and either one of the n-side cladding layer 
14 and the p-side cladding layer 19 may be made in super lattice structure. With such a configuration, too, the threshold 
voltage can be reduced compared to the prior art. 

[0160] Although the n-side cladding layer 14 and the p-side cladding layer 19 are made in super lattice structure in 
the third embodiment, the present invention is not limited to this configuration and it suffices that any one or more of the 
40 p-side and n-side nitride semiconductor layers other than the n-side cladding layer 14 and the p-side cladding layer 19 
may be made in super lattice structure. With such a configuration, too, the threshold voltage can be reduced compared 
to the prior art. 

[0161] Although the n-side cladding layer 14 and the p-side cladding layer 19 are made in super lattice structure in 
the laser device of the third embodiment, the present invention is not limited to this configuration, and can be applied to 
45 other nitride semiconductor devices such as light emitting diode (LED) , as a matter of course. With such a configuration, 
Vf (forward voltage) can be reduced in the case of a light emitting diode. 

[01 62] As described above, because the laser device of the third embodiment has the cladding layer made in super 
lattice layer made by modulation doping of an impurity, the threshold voltage can be decreased and oscillation can be 
continued for a long period of time. Also the laser device can be set to a high characteristic temperature which makes 

so it possible to make a good laser device. The characteristic temperature is the threshold current density as a function of 
temperature, which is proportional to exp (T/T 0 ), where T is the operating temperature (K) and T 0 is the characteristic 
temperature (K). In the laser device, higher value of T 0 allows lower threshold current density even at a high tempera- 
ture, resulting in stable operation. In the laser device of embodiment 27 to be described later, for example, T 0 is as high 
as 1 50K or over. This value indicates excellent temperature characteristic of the LD. Thus when the laser device of the 

55 present invention is used as a writing light source and/or reading light source, a capacity not obtained with the prior art 
can be achieved, providing a great value of industrial utilization 
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Embodiment 4 

[0163] Fig. 9 is a schematic perspective view showing the shape of the laser device according to the fourth embod- 
iment of the present invention. Fig. 9 also shows the cross section of the device when cut in a direction perpendicular 
5 to the ridge stripe. The fourth embodiment of the present invention will be described below by referring to Fig. 9. 

[0164] Each layer of the laser device according to the fourth embodiment is formed in a manner as described below. 

(Underlying layer 302) 

io [0165] The underlying layer 302 is, for example, made of GaN and has a thickness of 4 ^m. The underlying layer 
302 is formed via a 200-angstrom-thick buffer layer (not shown) consisting of GaN on an auxiliary substrate 301 made 
of, for example, sapphire. The underlying layer 302 forms partially a protective film on the surface and is used for the 
layer on which the nitride semiconductor substrate is to be grown selectively. The underlying layer 302 is made of GaN 
or Al x Ga Vx N and in the case of including Al, Al^a^N (0^X^0.5) having a Al mixed crystal ratio exceeds 0.5. cracking 

is easily occurs in the crystal itself, rather than the crystal defects, resulting in difficulty of the crystal growing itself. The 
under lying layer 302 is desirably grown to a larger thickness than that of the buffer layer and adjusted to not more than 
10 jim. The auxiliary substrate 301 maybe made of SiC, ZnO, spine!, GaAs and the like, as -veil as sapphire, which are 
known to be used for growing the nitride semiconductors and are different from nitride semiconductors. 

20 (Protective film 303) 

[0166] For a protective film 303, 1-nm-thick Si0 2 film having a sufficient length in the resonating direction is pat- 
terned to form 10-nm-wide stripe windows with a periodicity of 2 ^m on the underlying layer 302. The examples of the 
protective film may include stripes, dots or checks. The protective film 303 may preferably have a larger area than the 

25 windows (the exposed parts of the underlying layer 302 on which the Si0 2 is not formed), so as to grow a nitride sem- 
iconductor substrate 304 with less crystal defects. The materials of the protective film 303 may include oxides such as 
silicon oxide (SiO x ), silicon nitride (Si x Ni y ), titanium oxide (TiO x ) and zirconium oxide (ZrO x ), nitrides, or multi-layer film 
thereof, as well as metals having a melting point higher than 1200°C. These materials can stand at high temperatures 
ranging between 600°C and 1 100°C at which nitride semiconductors can be grown and nitride semiconductors do not 

30 grow or are difficult to grow on the surface of the materials. 

(Nitride semiconductor substrate 304) 

[0167] For a nitride semiconductor substrate 304, for example, undoped GaN having a thickness of, for example, 
35 20 jim is grown on the protective fflm 303 using MOVPE method. The nitride semiconductor substrate 304 may be 
grown using Halide Vapor Phase Epitaxy (HVPE) method as well as using MOVPE method in this way. The nitride sem- 
iconductor substrate may be most preferably obtained by growing GaN without In or Al. It is most desirable to use TMG 
as well as organic gallium compounds such as triethylgallium (TEG) as a gas for growth and to use ammonia or hydra- 
zine as nitrogen sources. Donor impurities such as Si and Ge may be doped to the GaN substrate so as to adjust the 
40 carrier density to the suitable range. In the case that the auxiliary substrate 301 , the underlying layer 302, and the pro- 
tective film 303 are eliminated, the nitride semiconductor substrate functions as a contact layer and therefore, donor 
impurities may be desirably doped to the nitride semiconductor substrate. 

(n-side buffer layer 31 1 = which also functions as a contact layer) 

45 

[0168] The n-side buffer layer 311 is obtained, for example, by forming a 5 fim-thick GaN doped with Si to 3 x 
10 18 /cm 3 on the nitride semiconductor substrate 304. The buffer layer 31 1 functions as a contact layer for forming a n- 
electrode in the case of the fabrication of the light emitting device having a structure as shown in Fig. 9. In the case that 
the auxiliary substrate 301 to the protective film 303 are eliminated and the electrode is formed on the nitride semicon- 
so ductor substrate 304, the n-side buffer layer can be omitted. The n-side buffer layer 31 1 is one which is grown at high 
temperature and is different from the buffer layer which is formed by growing GaN, AIN and the like to a thickness of 0.5 
urn or less directly on the substrate of the material such as sapphire, SiC and spinel and which is different from the 
nitride semiconductor at a low temperature of 900°C or less. 

55 (Crack-preventing layer 312) 

[0169] The crack-preventing layer 312 is formed by. for example, growing ln o .06Gao.84 N t° a thickness of 0.15 ^m 
on the n-side buffer layer 311. 
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(n-side cladding layer 313 = super lattice layer) 

[01 70] The n-side cladding layer 31 3 is composed of a super lattice layer which is obtained by laminating alternately 
the 25-angstrom-thick first layer consisting of n-type Al 0 . 16 Gao.84N doped with Si to 1 x 1 0 18 /cm 3 and the 25-angstiom- 
thick second layer consisting of undoped GaN, and has a total thickness of, for example, 1.2 urn. The n-side cladding 
layer 313 composed of a super lattice layer has an average Al composition of 8.0 % and the product of that and the film 
thickness equals 9.6. In the case that the n-side cladding layer 313 is composed of a super lattice layer obtained by lam- 
inating the nitride semiconductor layers which have different band gap energy from each other, more impurities may be 
doped to one layer, that is. modulation-doping may be performed, so as to lower the threshold value. The composition 
and thickness of the n-side cladding layer 313 (a super lattice layer) will be described in detail below. 

(n-side light waveguide layer 314) 

[0171] The n-side light waveguide layer 314 is made of undoped GaN and has a thickness of. for example, 0.1 jim. 
The n-side light waveguide layer functions as a light waveguide layer tor the active layer. The n-side light waveguide 
layer is desirably formed by growing GaN or InGaN to a thickness, usually ranging between 100 angstroms and 5 urn, 
preferably ranging between 200 angstroms and 1 (im. 

(active layer 315) 

[0172] The active layer 315 is made by alternately laminating a quantum well layer which is made of undoped 
Inn 2 Gao 8 N and has a thickness of 40 angstroms and a barrier layer made of undoped Ino oiGa 0 .9 9 N and has a thick- 
ness of 1 00 angstroms, thereby forming a layer of multiple quantum well structure having a total thickness of, for exam- 
ple 440 angstroms. The active layer 315 maybe undoped as in the present embodiment or may be doped with donor 
impurities and/or p-type impurities. In this case, either both or one of the quantum well layer and the barrier layer may 
be doped with the impurity. 

(p-side cap layer 316) 

[0173] The p-side cap layer 31 6 has band gap energy higher than that of the p-side light waveguide layer 31 7 which 
is formed thereon, and is made of p-type AIq 3 Gao 7 N doped with Mg in a concentration of 1 x 1 0 /cm and has a thick- 
ness of. for example. 300 angstroms. The p-type cap layer 316 has a thickness of 0. 1 urn or less so as to enhance the 
laser of the device. The lower limit of the film thickness is not specified, but the p-side cap layer 31 6 may desirably have 
a thickness of 10 angstroms or more. 

(p-side light waveguide layer 317) 

[0174] The p-side light waveguide layer 317 has band gap energy lower than that of the p-side cap layer 316. and 
is made of for example, undoped GaN and has a thickness of 0.1 urn. The p-side light waveguide layer functions as a 
light waveguide layer for the active layer and is desirably made of GaN or InGaN like the n-type light waveguide layer 
314. 

(p-side cladding layer 318) 

[0175] The p-side cladding layer 318 has a super lattice structure made by alternately laminating the third layer 
which is made of p-type Al 0 16 Gao 84N doped with Mg to 1 * 10 20 /cm 3 and has a thickness of 25 angstroms and the 
fourth layer which is made of undoped GaN and has a thickness of 25 angstroms. The p-s.de cladding layer 318 has an 
average Al composition of 8% and the product of the value and the film thickness equals 4.8. In the case that the p-side 
cladding layer 318 is composed of a super lattice layer obtained by laminating the nitride semiconductor layers at least 
one of which includes a nitride semiconductor layer containing Al and which have different band gap energy from each 
other more impurities may be doped to any one layer, that is. modulation-doping may be performed, so as to lower the 
threshold value. The composition and thickness of the p-side cladding layer 318 (a super lattice layer) will be described 
in detail below. 

[0176] Now the thickness of the core part (waveguide part) which is sandwiched between the cladding layers will 
be described below. The core part is the area including the n-side light waveguide layer 314. active layer 315. p-side 
cap layer 316 and the p-side light waveguide layer 317. that is. the nitride semiconductor layers including the active layer 
which are sandwiched between the n-side cladding layer and the p-side cladding layer and the area which waveguides 
the emitting from the active layer. In the case of the nitride semiconductor laser device, as mentioned above, FFP is not 
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a single beam because the emission leaking via the cladding layer can be wave-guided within the n-side contact layer, 
resulting in multi-mode. Otherwise, the emission is resonated within the core part, resulting in multi-mode. According to 
the present invention, the n-side cladding layer has a large thickness and a large average Ai composition in order to 
obtain the difference between the refractive indices and to trap the emission from the core part within the cladding layer. 

5 However, if the multi-mode occurs within the core part, FFP is disturbed. Therefore, in order that the multi-mode does 
not occur within the core part, the thickness of the core part is desirably adjusted, with, respect to the n-side cladding 
layer. The thickness is desirably adjusted to the range from 200 angstrom to 1 .0 *im, preferably from 500 angstroms to 
0.8 fim, most preferably from 0.1 urn to 0.5 *im, in order that the multi-node does not occur within the core part. If the 
thickness is below 200 angstroms, the emission leaks from the core part to increase the threshold value. If the thickness 

io is above 1 .0 *im, the multi-mode is likely to occur. 

(p-side contact layer 319) 

[0177] The p-side contact layer 319 is made of, for example, p-type GaN doped with Mg to 2 x l0 20 /cm 3 and has a 
is thickness of, for example, 150 angstrom. The p-side contact layer 319 can be made in a constitution of p-type 
InxAlyGavx-YNfOsiX, O^Y, X+Y^ 1 ), as well as p-type GaN as mentioned above, and the preferable ohrrric contact with 
the p electrode 321 can be obtained by using GaN doped with Mg. 

[0178] In the embodiment 4, the wafer on which each nitride semiconductor layer is formed is preferably annealed 
at 700°C within the nitrogen atmosphere in the reactor, so as to decrease the resistance of the layer doped with the p- 
20 type impurity. 

[0179] In the laser device of the embodiment 4, the p-side contact layer 318 which is a top layer, and the p-side 
cladding layer are etched with the RIE apparatus to form a ridge geometry having a stripe width of 4 ^m, as shown in 
Fig. 9. When the ridge stripe is formed, the ridge stripe is formed above the position of the surface of the nitride semi- 
conductor substrate 304 where the crystal defects do not appear. In Fig. 9, the crystal defects appear in the central part 

25 of the protective film 303 in the form of stripe and in the central part of the window in the form of stripe. Thus, when the 
stripe is formed at the point where almost no crystal defects are present, the crystal is prevented from developing to the 
active layer, with the result that the laser device can has a long lifetime and the reliability thereof can be enhanced. 
[0180] Further, a mask is formed on the ridge surface and the etching is performed with RIE to expose the surface 
of the n-side buffer layer 31 1 on both sides of the ridge. On the exposed surface of the n-side buffer layer 31 1 , the n 

30 electrode 322 made of Ti and AI is formed, respectively. 

[0181] And on the outermost surface of the ridge of the p-side contact layer 319, the p electrode 320 made of Ni 
and Au is formed in the form of stripe. As shown in Fig. 9, the insulating film 323 made of Si0 2 is formed on the surface 
of the nitride semiconductor layer which is exposed between the p electrode 320 and the n electrode 322. The p-pad 
electrode 321 which is electrically connected to the p electrode 320 is formed via the insulating film 323. 

35 [0182] The sapphire substrate of the wafer on which the n electrode and p electrode are formed in a manner as 
mentioned above is polished to a thickness of 70 fim and cleaved into bars from the substrate, perpendicularly with 
respect to the stripe-shaped electrode to fabricate a resonator in which the cleaving facet functions as a reflective plane. 
A multi-layer dielectric film made of Si0 2 and Ti0 2 may be formed on the reflective plane. 
[0183] The laser device of the fourth embodiment is fabricated as described above. 

40 [0184] The laser device of the embodiment 4 fabricated as descibed above has as a light trapping layer the n-side 
cladding layer 313 and the p-side cladding layer 318 of a super lattice structure which have smaller refractive indices 
than the well layer of the active layer and include nitride semiconductor, respectively. In the embodiment 4, the supper 
lattice layer means the multi-layer structure obtained by laminating nitride semiconductor layers which have a thickness 
of not more than 100 angstroms respectively and have a different composition from each other. The thickness of the 

45 layer which is laminated is preferably not more than 70 angstroms, and more preferably not more than 40 angstroms. 
To be concrete, for example, the super lattice layer may be made by laminating the layer made of Al x Ga 1 .x N (°< x < 1 ) 
and the other nitride semiconductor layer which has a different composition from the layer made of AlxGa^xN, and by 
laminating the layer of the ternary mixed crystal and the layer of the ternary mixed crystal or the layer of the ternary 
mixed crystal and the layer of binary mixed crystal such as AlxGa^xN/GaN, AlxGa^xN/AlyGavYN^Y* 1 . Y<X), 

so AlxGa^N /ln z Ga 1 . z N(0<2<1) and so on. Thereamong, the most preferable super lattice layer is made of AlxGa^N 
and GaN. 

[0185] Next, the total thickness of the n-side cladding layer 31 3 and the thickness and the composition of each layer 
which constitute the super lattice layer according to the embodiment 4 will be described. 

[0186] First, in these specifications, the AI average composition of the super lattice layer means that calculated as 
55 described below. For example, when the super lattice layer is made by laminating a 25-angstrom-thick Alo.5Gao.5N and 
a 25-angstrom-thick GaN in 200 pairs (1 .0 ^m), the thickness of one pair is 50 angstroms and the mixing proportion of 
AI of the layer containing AI is 0.5. Using the value 0.25 obtained by multiplying the mixing ratio of AI of the layer con- 
taining AI, 0.5, by the film thickness ratio (25/50), the AI average composition of the super lattice layer is 25%. 
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r0187l When the super lattice layer is made by laminating the layers having a different thickness that is. by lanir 

"ated to be 0 5 (40/60) = 0.33. and therefore, the Al average composition is 33.3. That .s. the mrxing rate of M of the 
SeTmSrU containing Al multiplied by the ratio of said nitride semiconductor layer to one pa.r of the 
supe'lSice layers equals the Al average composition in the present invention. When both layers contain Al. the Al aver- 
ZTc^smn™ be obtained in the same manner. For example, the super lattice layer is made by lam.nat.r« a 20- 
A?"Sn 8 N and a 30-angstrom-thick AI 0 . 2 Ga 0 8 N. 0.1 (20/50) + 0.2 (30/50) = 0.16. that .s, the A. aver- 
aafXosJon S The example mentioned above refers to AIGaN/GaN and AIQaN/AIGaN and the same calcu- 
rroSSSn be Applied to thecase of AIGaN/lnGaN. And. the A. average composition of the ^ 
Sn L detSed with anWument tor analysis such as SIMS (secondary ion mass spectrometer) and Auger electron 

spectrometer. _ . ^ 

101881 in the embodiment 4. the composition and the film thickness of each layer which constitute the super latt.ce 
E? of the n^e SSing layer 313 iJSon the basis of the A. average comport*. 

mentioned calculating method. The laser device according to the embodiment 4 is charactenzed m that the i totel ttw* 
nSof S^side cladding layer 31 3 is not less than 0.5 urn and the Al average compos.t,on .n % of the ^s.de daddmg 
"atS 313 fs set to ofsuch that the product of the Al average composition (%) multiplied by the total thickness of the n- 

^ 313 is not less than 0.5 »<n and the product of said thickness multiplied by the Al average compos-ton ,n % as 

calculated in the above-mentioned way is not less than 4.4. 

JSfl When the total thickness of the n-side cladding .ayer 313 is less than OS „m and the product ^ total 
thickness (urn) multiplied by the Al average composition (%) is less than 4.4. the l.ght trapp.ng effect of the n^de dad- 
anS the resonance occurs again in the n-side contact layer, with the result tha the FF ,s d.s- 
Sed and the threshold value tends to increase. The product of the Al average cornpos^on^ muftpM ^£ «J 
thickness of the n-side cladding layer 313 is preferably not less than 5.0. more preferably not less than 5.4. most pref 

SSS" 01 aSS to the present invention, because of the n-side cladding layer 313 composed of a super lattice 
ayef Ln^e rSng ratio of A. is increased, the cracks can be difficult to develop in the daddmg layer. Therefor* 
Se urS limrt of the trtal thickness of the n-side cladding layer 31 3 is not specified from the viewpoint of crysfrahnrty 
ioS^nt in which the cracks are prevented from occurring), and however, it is desirable to 
ne^tobenoTnrore^ 

^betnS; for example; the total thickness of said n-side dadding layer is set to b^ 
and the Al average composition which is contained in said n-side cladd.ng layer is se to be not less than £5 A In the 
caseL product is noTtess than 4.4. Preferably, the total thickness of said n-s.de cladding layer .s set to be not less 
Sn 1 0 umVnd the Al average composition which is contained in said n-side cladding layer .s set to be not less than 
5 T% Tn tn^s case the product is not less than 5.0. More preferably, the total thickness of said n-s.de cladding layer is 
s* to be not leSLn 12 ^m and the A. average composrtion which is contained in said n-side cladd.ng 'ayer 's set to 
be Z lesTthar^ 5 %. in mis case, the product is not less than 5.4. The examples menfoned above descnbed con- 
tZ^Z.tZ.e^^eJ^e n-side cladding layer and the ^^^^^J^ 
dina layer made in super lattice structure. It is known that when the m.x.ng rat.o of Al in AlxGa, X N .s increased the 
S gi e^rgy increases and the refracts index decreases. Therefore, it is ideal and industry conven.erjt that the 
aSTn S having a large mixing ratio of Al of. for example, not less than 0.5 is grown in a sing e layer of. for exam- 
Sf^JSSoL!. the AlxGa n . x N layer is difficult to be grown thickly. If the AlxGa^N particularly havmg a moung 
£tio of A. 7not less than O.sS intended to be grown in a single layer, the cracks should develop .r , he ^n the 
thickness of. for example, not less than 0.1 ^m. Thus, the AlxGa^N layer having a m,x.ng rat.o of Al of not less than 
0 5 is difficult to be grown in a single layer having a thickness of, for example, a few urn. 

mi£ ? Howler according to the present invention, a thin film made of Al^N is used to constrtute a super .at- 
tice layer and the thickness of the single film is not more than the critical film thickness of Al x Ga 1 xN. therefore, the 
. Seta to develop. Therefore, when the cladding layer is composed of a super latt.ee layer, the layer having a h.gh 
m££ o°AI an6a large thickness can be grown. In the present invention, since the rela tion ">^££*° 
mixing ratio of A. and the thickness of the cladding layer could be found, the combinafon thereof enables the light not 
to leak from the n-side cladding layer to the substrate side. 

S SI When the n-side dadding layer is constituted as mentioned above to trap the em^.on from the artrveteyer. 
s Z Sde clackTg tayer may have the same constitution as that of the n-side cladding layer. When the p-s.de dadd.ng 
ayer 318?c?SS in ft. same manner as the n-side dadding layer 313. the V^^J^iSSSSZ 
is desirably smaller than that of the n-side cladding layer. Because, when the m.x.ng ratio of Al or the th«kness > of the 
MS ctaSaye! is large, the resistance of the A^GaN layer tends to increase with the resutt that the threshold value 
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tends to increase. Therefore, even if the p-side cladding layer is constituted of a super lattice layer including the nitride 
semiconductor layer containing A! and the product of the thickness multiplied by the Al average composition is not less 
than 4.4, the thickness is desirably no more than 1 .0 jim. The lower limit is not specified but is desirably not less than 
50 angstroms in order to function as a cladding layer. In the case of the super lattice layer, the Al average composition 
is desirably not more than 50 %. Since the p-side cladding layer is shaped into a ridge and the electrode is installed 
thereon, the leakage of the light can be almost neglected and it is not necessary for the p-side cladding layer to have 
the same constitution as that of the n-side cladding layer 313, but the p-side cladding layer may have the same consti- 
tution as that of the n-side cladding layer. That is, the p-side cladding layer has a super lattice structure including the 
nitride semiconductor layer containing at least Al and has a total thickness of not more than 1 .0 |im. Moreover, the Al 
average composition in % contained in the p-side cladding layer may be set to be such that the product of the total thick- 
ness (^im) of the p-side cladding layer multiplied by the Al average composition (%) is not less than 4.4. 
[0194] When the p-side cladding layer is composed of a super lattice layer including the nitride semiconductor layer 
containing Al (in this case, the leakage of light is not concerned and the case in which the cladding layer functions only 
as a carrier trapping layer is included), the total thickness of the n-side cladding layer is desirably larger than that of the 
p-side cladding layer. The p-side cladding layer is composed of a super lattice layer made by laminating the nitride sem- 
iconductor layers in the same way as the n-side cladding layer, for example, by laminating the AlxGa-|_x N (0<X<1) layer 
and the other nitride semiconductor layer which has a different composition from said AlxGa^xN layer, or by laminating 
the layer made of ternary mixed crystal and the layer made of ternary mixed crystal or the layer made of ternary mixed 
crystal ant the layer made of binary mixed crystal such as AlxGa-i.xN/GaN, AlxGavxWA'YGa^YN (0<Y<1, Y<X), 
AlxGa-,. x N/ln z Ga-,. Z N (0<Z<1) and so on. Thereamong, the most preferable super lattice layer is made of Al x Gavx N 
and GaN. 

[0195] The present invention will be described in detail in the following examples. 
Examples 

25 

[01 96] The invention will be described in detail in the following examples. 
Example 1 

30 [0197] According to Example 1 of the invention, nitride semiconductor devices (LD devices), as shown in Fig. 1 and 
2, can be fabricated. The nitride semiconductor devices were fabricated as follows. 

[0198] First, a C-plane sapphire substrate 10 was set in the reactor and the inside atmosphere of the reactor was 
fully replaced with hydrogen. The temperature of the substrate was increased to 1050°C with hydrogen flown in order 
to clean the substrate. 

35 [01 99] Subsequently, the temperature was decreased to 51 0°C. A first buffer layer 1 1 consisting of GaN was grown 
to a film thickness of about 200 angstrom using hydrogen as a carrier gas, ammonia and TMG (trimethylgallium) as a 
source of GaN. 

[0200] After growing the buffer layer, only TMG was stopped and the temperature was increased to 1050°C. At 
1050°C in the same way using ammonia and TMG (trimethylgallium) as a source of GaN, a 5 nm-thick second buffer 
40 layer 112 consisting of undoped GaN having a carrier density of 1 x I0 18 /cm 3 was grown. 

[0201] Subsequently, a 1 |im-thick n-side contact layer 12 consisting of n-type GaN doped with Si to 1 x I0 19 /cm 3 
was grown, using TMG and ammonia and silane gas (SiH 4 ) as a source of impurity at 1050°C. 

[0202] Next, the temperature was increased to 800°C. A 500-angstrom-thick crack-preventing layer consisting 
ln 0 iGao.gN doped with Si to 5 x I0 18 /cm 3 was grown, using TMG, TMI (trimethylindium) and ammonia as source gases 

45 and silane gas as a source of impurity. 

[0203] Then, the temperature was increased to 1050°C and a 20-angstrom-thick first layer consisting of n-type 
Al 0 2Gao sN doped with Si to 5 x 10 18 /cm 3 was grown, using TMA. TMG ,ammonia and silane gas. Subsequently, TMA 
and silane were stopped and a 20-angstrom-thick second layer consisting of undoped GaN was grown. Then, each of 
these operations was repeated 100 times and a n-side cladding layer 14 of superlattices having a total thickness of 0.4 

so jam was grown. 

[0204] Subsequently, a 0.1 urn-thick n-side light guide layer 15 consisting of n-type GaN doped with Si to 5 x 
10 18 /cm 3 was grown at 1050°C. 

[0205] Next, an active layer 16 was grown using TMG, TMI, ammonia and silane. For the active layer 16, first, a 25- 
angstrom-thick well layer 25 consisting of Ino^GaasN doped with Si to 8 x 10 18 /cm 3 was grown at 800°C. Next, at the 
55 same temperature, a 50-angstrom-thick barrier layer consisting of lno.01Gao.99N doped with Si to 8 x 10 18 /cm 3 was 
grown, only by changing the molar ratio of TMI. This operation was repeated twice. Finally, the well layer was laminated 
and a multi-quantum-well-structure active layer 16 was grown with a total thickness of 175 angstroms. 
[0206] Next, the temperature was increased to 1050°C. A 300-angstrom-thick p-side cap layer 1 7 consisting of p- 
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tvoe Aln ,Gan 7 N doped with Mg to 1 x 10 20 /cm 3 was grown which had a greater band gap energy than the active layer, 
2^ a source of AIGaN and Cp2Mg (cydopentadienyl magnesium) as a source of impu- 

ritv 

[0207] Subsequently, a 0.1 um-thick p-side light guide layer 18 consisting of p-type GaN doped with Mg to 1 x 
1 o^/cm 3 was grown which had a smaller band gap energy than the p-side cap layer 17 at 1050 C . 
MOW Subsequently, a 20-angstrom-thick first layer consisting of p-type A^JJ i doped I with MMg ito M I x 
Sfl vis gS.n. using TMA, TMG, ammonia and Cp2Mg at 1050«>C. Subsequently. TMG was > stopped I and a 20- 
angsTm-thick second layer consisting of p-type GaN doped with Mg to 1 x 10^/crn 3 

ations was repeated 100 times and a p-side cladding layer 19 of supertaxes wrth a total th,ckness of 0.4 ,im was 
Finally, a 150-angstrom-thickp^^ 

ST" f SSS SSS temperas was deceased to room tenperatur. 

ann aling was performed to the wafer at 700°C in nrtrogen atmosphere within the reactor, so as to make the p-type layer 

less resistive The annealing method disclosed in U.S. Patent 5.306.662 is employed in this Example. 

ess « J removed from tne reactor . ^ shown in Fig . 2 . the top p-s.de contact layer 20 

%2*L p-sSe claSd^g layer 19 were etched wrth RIE apparatus to make them a ridge geometry hav.ng a stnpe w,dth 

fwiSr Next, a mask was formed on the surface of the ridge. As shown in Fig. 2. the surfaces of the n-side contact 

laver were exposed symmetrically respect to the stripe ridge. 

02T3T N^ct a P -electrode21 consisting of Ni and Au was formed on the almost whole top surface of the .stnpe ndge 
5 tie p-side contort layer 20. while a n-e.ectrode 23 consisting of Ti and Al was formed on the almost whole surface of 

exposed between p-electrode 21 and n electrode 23. A p-pad electrode 22 and an n-pad electrode 24 were formed 
which are electrically connected to the p-electrode via the insulating film 25. _ . c 

0215] ^e wafer on which the n-e.ectrode and p-electrode were formed in the above-mentioned ^ne^sfrans- 
erred to the polishing machine. The sapphire substrate on whose side the nitride semiconductor was not formed was 

oolished bv 1 um with a finer abrasive, resulting in the mirror facet. 

F0216] MtTpoOehing the substrate, the polished facet was scribed and cleaved into bars perpendicularly - respect 
to me stripe^eometry electrode to fabricate a facet of a resonator on the cleaving facet Adielectnc multi-layer ,1m con- 

^Sot 9 anS rfol was formed on the facet of the resonator and finally, the bar was cut parallel to 
resuWna in laser chipl Next, the chips were set face-up (in the state that the substrate was faced to the heat sink) onto 
S2S!S2 electrode was connected by wire-bonding. Tne laser oscillation was tried at room 
The clntnuous emission at an emission wavelength of 405 nm was observed at the threshold current density of 2.9 
kA/cm 2 and the threshold voltage of 4.4V at room temperature. The lifetime was 50 hours or longer. 

(Comparative Example 1) 

r021 71 Wrth the same procedure as in Example 1 . the second buffer layer was not grown, the 5 jim-thick n-side > con- 
S layer 12only insisting of n-type GaN doped with Si to 1 x 10 1S W was grown, the 0.4 urn-thick n-s.de dadd.ng 
£ °*y ~nsS of n-tyU AfeSwi doped wrth Si to 1 x 1 0«*m was grown, the 0.4 ^m-thick p-s.de dadd.ng 
lav^r 19 onlv consisting of p-type Al 0 2 Gan «N doped with Mg to 1 x 10 20 /cm 3 was grown, and the 0.2 fim-th.ck p side 
S ; on^Sr^ ffor p%e do^ed wrth Mg to 2 x 1 0«W was grown, so as to obtain laser dev,ces. 
The basic construction was as shown in Fig. 1 . 



Table 1 



Substrate 


10 


sapphire 




Buffer layer 


11 


GaN 


200 A 


n-side contact layer 


12 


Si doped n-type GaN 
Si: 1 x I0 19 /cm 3 


5 p.m 


Crack preventing layer 


13 


Si doped n-type Ino.iGao 9 N 
Si:5x 10 18 /cm 3 


500 A 
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Table 1 (continued) 





n-side cladding layer 


14 


Si doped n-type AI 0 .2Gao.s N 
Si: 5 x 10 18 cm 3 


0.5 jim 


5 


n-side optical waveguide layer 


15 


Si doped n-type GaN 
Si:5x 10 18 /cm 3 


0.1 \itr\ 


10 


Active layer (MQW) (total thickness 175A) 


16 


Si doped ln 0 2 Gao 8 N 
Si doped ln 0 oiGao 9 5 N 
Si:8x 10 18 cm 3 


25 A 
50 A 




Cap layer 


17 


Mg doped p-type AI 0 .iGao 9N 
Mg : 1 x lO^cm 3 


300 A 


15 


p-side optical waveguide layer 


18 


Mg doped p-type GaN 
Mg: 1 x 10 20 cm 3 


0.1 jam 


20 


p-side cladding layer 


19 


Mg doped p-type Al 0 2 Gao 8 N 
Mg: 1 x10 20 cm 3 


0.5 pm 




p-side contact layer 


20 


Mg doped p-type GaN 
Mg: 2 x 10 20 cm 3 


0.2 jim 



25 [0218] For the laser devices of Comparative Example 1 constructed in this way. the continuous emission was 
obtained at the threshold current density of 7kA/cm 2 . However, the threshold voltage was 8.0V or higher and the emis- 
sion was observed for few minutes. 

Example 2 

30 

[0219] With the same procedure as in Example 1, for the n-side contact layer 12, a 30-angstrom-thick first layer 
consisting of n-type Al 0 05 Gao 95 N doped with Si to 2 x 1 0 19 /cm 3 was grown and subsequently, a 30-angstrom-thick sec- 
ond layer consisting of undoped GaN was grown and these procedures were repeated, resulting in superlattices having 
a total thickness of 1 .2 jim. The other constructions of the laser devices were the same as in Example 1 . The threshold 
35 current density was 2.7kA/cm 2 , the threshold voltage was 4.2V and the lifetime was 60 hours or longer. 

Example 3 

[0220] The laser devices were fabricated which had the same constructions as in Example 2, except for the n-side 
40 contact layer 12 composed of superlattices whose second layers consisted of GaN doped with Si to 1 x I0 18 /cm 3 The 
laser devices had almost similar properties to those of Example 2. 

Example 4 

45 [0221] The laser devices were fabricated which had the same constructions as in Example 1, except that the 4 - 
thick second buffer layer 112 consisting of GaN doped with Si to 1 x 1 0 17 /cm 3 was grown. The threshold current density 
was 2.9kA/cm 2 , the threshold voltage was 4.5V and the lifetime was 50 hours or longer. 

Example 5 

50 

[0222] With the same procedure as in Example 1, for the n-side contact layer 12, a 60-angstrom-thick first layer 
consisting of n-type Al 0 2 Gao. 8 N doped with Si to 2 x 10 19 /cm 3 was grown and subsequently, a 40-angstrom-thick sec- 
ond layer consisting of GaN doped with Si to 1 x 1 0 19 /cm 3 of Si was grown and these procedures were repeated, result- 
ing in superlattices having a total thickness ol 2 jim. And the 0.4 jim-thick n-side cladding layer 14 consisting of only n- 
55 type Al 0 2 Gao.8 N doped with Si to 1 x 1 0 19 /cm 3 was grown. The other constructions of the laser devices were the same 
as those in Example 1 . The threshold current density was S^kA/cm 2 , the threshold voltage was 4.8V and the lifetime 
was 30 hours or longer. 
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Example 6 

[0223] With the same procedure as in Example 1 , the following procedures (1 ) and (2) were changed. 

5 (1) After the growth of the buffer layer 1 1 , only TMG was stopped and the temperature was increased to 1050°C. 

At 1050°C, the 60-angstrom-thick first layer consisting of n-type Al 0 . 2 Gao.8 N doped with Si to 1 x 10 19 /cm 3 was 
grown using TMA, TMG, ammonia and silane as material gases and subsequently, silane and TMA were stopped 
and the 60-angstrom-thick second layer consisting of undoped GaN was grown. The superlattices were con- 
structed in a manner of the first layer + the second layer + the first layer + the second layer + • • • . Five-hundreds 

10 first layers and five-hundred second layers were laminated by turns. The n-side contact layer 12 of superlattices 
having a total thickness of 5 fim was formed. 

(2) Next, the 500-angstrom thick-crack preventing layer 13 consisting of ln 0 .iGao.gN doped with Si to 5 x 10 /cm 
was grown in the same manner as in Example 1 . 

15 [0224] And at 1050°C the 0.5 fim-thick n-side cladding layer 14 consisting of n-type Al 0 2 Ga 0 .8 N doped with Si to 5 
x I0 18 /cm 3 was grown using TMA, TMG, ammonia and silane. 

[0225] The constructions above the n-side cladding layer were the same as those of the laser devices in Example 
1 . The laser devices of this example had the basic constructions as described in Table 1 , except that the n-side contact 
layer 12 and p-side cladding layer 19 were composed of superlattices and the p-side contact layer 20 had a thickness 

20 of 1 50 angstrom like Example 1 . The continuous emission at a wavelength of 405nm was observed at the threshold cur- 
rent density of 3.2kA/cm 2 and the threshold voltage of 4.8V. The lifetime was 30 hours or longer. 
[0226] Further, in the case that the film thickness of the p-side contact layer of LDs according to Example 6 is 
changed gradually, the relation between the film thickness of the p-side contact layer and the threshold voltage of the 
LDs is shown in Fig. 5. The figure shows the threshold voltages in the case the p-side contact layer has a thickness of 

25 less than 10 angstrom (A), 10 angstrom (B), C (30 angstrom), 150 angstrom (D: this example), 500 angstrom (E), 0.2 
(F). 0.5 urn (G) and 0.8 m™ (H). in order from the left. As shown in this drawing, the threshold voltage tends to 
increase gradually when the film thickness of the p-side contact layer is over 500 angstrom. The p-side contact layer 20 
preferably has a thickness of 500 angstrom or less, more preferably 300 angstrom or less. When the film thickness is 
1 0 angstrom or less (almost one atom layer or two atom layer), the surface of the p-side cladding layer 1 9 which is under 

30 the p-side contact layer is exposed and therefore, the contact resistance of the p-electrode is bad, resulting in that the 
threshold voltage tends to increase. However, since LDs of the present invention had a superlattice layer, the threshold 
voltage was much lower than that of the comparative examples. 

(Comparative Example 2) 

35 

[0227] The laser devices having the construction as described in Table 1 were fabricated, except that n-side clad- 
ding layer 1 4 was formed which was a multi-layer film having a total thickness of 0.6 ^m, by growing the 1 80-angstrom- 
thick first layer consisting n-type Alo. 2 Gao. 8 N doped with Si to 1 x 10 19 /cm 2 and subsequently, growing the 120-ang- 
strom-thick second layer consisting of undoped GaN. That is, the thickness of the first layer and second layer was 
40 increased and LDs were fabricated. The continuous emission was observed at the threshold current density of 6.5 
kA/cm 2 and the threshold voltage was 7.5 V. The emission was observed for few minutes. 

Example 7 

45 [0228] The laser devices having the same construction as in Example 6 were fabricated, except that the p-side 
cladding layer 19 had a superlattice structure with a total thickness of 0.5 urn obtained by laminating the 60-angstrom- 
thick first layers consisting of Al a2 Ga 0 .8N doped with Mg to 1 x l0 20 /cm 3 and the 40-angstrom-thick second layers con- 
sisting of p-type GaN doped with Mg to 1 x lO^/cm 3 . That is, the thickness of the superlattice layer constructing the p- 
side cladding layer 19 of Example 7 was changed and the other constructions were the same as in Example 7. The 

so threshold voltage increased a little, as compared with that in Example 6. The lifetime was 20 hours or longer. 

Example 8 

[0229] The laser devices having the same construction as in Example 7 were fabricated, except that the n-side 
55 cladding layer 1 9 had a superlattice structure with a total thickness of 0.5 u m obtained by laminating the 60-angstrom- 
thick first layers consisting of Al 0 . 2 Gao.8 N doped with Si to 1 x lO^/cm 3 and the 40-angstrom-thick second layers con- 
sisting of n-type GaN doped with Si to 1 x 10 19 /cm 3 . That is, the laser devices had superlattices as the n-side cladding 
layer, in addition to the n-side contact layer and p-side cladding layer having a superlattice structure in Example 6. The 
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present laser devic s had simitar properties to those of Example 6. 
Example 9 

5 [0230] With the same procedures as in Example 1 , the second buffer layer 1 1 2 was not grown and the 5 ^m-thick 
n-side contact layer consisting of n-type GaN doped with Si to 1 x 10 19 /cm 3 was grown directly on the first buffer layer 
1 1 . The other constructions were the same as those in Example 1 . That is, the laser devises had the basic constructions 
as described in Table 1 , except that the n-side cladding layer 1 4 had a superlattice structure with a total thickness of 0.4 
urn obtained by laminating the 20-angstrom-thick first layers consisting of n-type AI0.2Ga0.sN doped with Si to 1 x 

10 10 19 /cm 3 and the 20-angstrom-thick second layers consisting of undoped GaN. Further, the p-side cladding layer had 
a superlattice structure with a total thickness of 0.4 jim obtained by laminating the 20-angstrom-thick first layers con- 
sisting of p-type AI 0 .2Ga 0 .8 N doped with Mg to 1 x I0 19 /cm 3 and the 20-angstrom-thick second layers consisting of p- 
type GaN doped with Mg to 1 x l0 20 /cm 3 . Additionally, the p-side contact layer 20 consisted of p-type GaN doped with 
Mg to 2 x l0 20 /cm 3 and had a thickness of 15 angstrom. The continuous emission at a wavelength of 405 nm was 

is observed at the threshold current density of 3.3kA/cm 2 and the threshold voltage was 5.0V. The lifetime was 30 hours 
or longer. 

Example 10 

20 [0231 ] The laser devices were fabricated in the same manner as in Example 9, except that the second layer which 
constructed the superlattices of the n-side cladding layer 14 consisted of GaN doped with Si to 1 x 10 17 /cm 3 . That is, 
the laser devices were fabricated in the same manner as in Example 9, except that the layers having a larger band gap 
energy were doped with Si to more amount The present laser devises had similar properties to those of Example 9. 

25 Example 1 1 

[0232] The laser devices were fabricated in the same manner as in Example 9, except that the second layer which 
constructed the n-side cladding layer 14 consisted of n-type lno.01Gao.99N doped with Si to 1 x 10 19 /cm 3 . That is, the 
laser devices were fabricated in the same manner as in Example 9, except that the second layer which composed the 
30 superlattices of the n-side cladding layer 14 consisted of InGaN and had the same impurity density as the first layer. 
The present laser devises had similar properties to those of Example 9. 

Example 12 

35 [0233] With the same procedures as in Example 9, the n-side cladding layer had a superlattice structure with a total 
thickness of 0.5 *i composed of the 60-angstrom-thick first layers consisting Alo. 2 Ga 0 .8N doped with Si to 1 x 10 19 /cm 3 
and the 40-angstrom-thick second layers consisting of GaN doped with Si to 1 x 10 19 /cm 3 . Further, the p-side cladding 
layer 19 had a superlattice structure with a total thickness of 0.5*i composed of the 60-angstrom-thick first layers con- 
sisting Al 0 2 Gao. 8 N doped with Mg to 1 x io 20 /cm 3 and the 40-angstrom-thick second layers consisting of GaN doped 

40 with Mg to 1 x lO^/cm 3 . That is, the laser devices were fabricated in the same manner as in Example 9, except that 
the doped amounts in the first layers and the second layers composing then-side cladding layer 14 were equal to each 
other, the thickness of them was changed, and the thickness of the first layers and the second layers composing the p- 
side cladding layer 19 was changed. The continuous emission at a wavelength of 405nm was observed at the threshold 
current density of 3.4kA/cm 2 and the threshold voltage was 5.2V. The lifetime was 20 hours or longer. 

45 

Example 13 

[0234] The laser devices having the same constructions as those in Example 1 1 were fabricated, except that the 
second layer conposing the n-side cladding layer 1 4 consisted of GaN doped with Si to 1 x 1 0 17 /cm 3 . The present laser 
so devices had the similar properties to those in Example 1 1 . 

Example 14 

[0235] The laser devices having the same constructions as those in Example 1 1 were fabricated, except that the 
55 second layer composing the n-side cladding layer 14 consisted of undoped GaN. The present laser devices had the 
similar properties to those in Example 1 1 . 
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Example 15 



10 



15 



[02361 The laser devices were fabricated in the same manner as in Example 9, except that the 0.4um-thick n-side 
cladding layer 14 consisting ol only n-type AI 0 . 2 Gao. 8 N doped with Si to 1 x 10 19 /cm was grown Thai tte, Jhe present 
laser devices had the basic constructions as described in table 1 , except that the p-s.de cladd.ng layer 19 had a super- 
lattice structure with a total thickness of 0.4 um composed of the 20-angstrom-thick first layers consisting of p-type 
AI0 2GaO 8N doped with Mg to 1 x 10 20 /cm 3 and the 20-angstrom-thick second layers cons.st.ng of p-type GaN doped 
with Mg to 1 x I0 19 /cm 3 and further, the p-side contact layer 20 had a thickness of 150 angstroms and consisted of p- 
tvoe GaN doped with Mg to 2 x lO^/cm 3 like Example 1. The continuous emission at a wavelength of 405 nm was 
observed at the threshold current density of 3.4 kA/cm 2 The threshold voltage was 5.1 V and the lifetime was 20 hours 
or longer. 



Example 16 



[0237] The laser devices were fabricated in the same manner as in Example 1 5, except that the p-s.de cladding 
laver 19 had a superlattice structure with a total thickness of 0.5 urn obtained by laminating the 60-angstrom-th.ck first 
layers (Al 0 . 2 Gao. 8 N) and the 40-angstrom-thick second layers (GaN). The threshold voltage tended to rise a little. The 
lifetime was 20 hours or longer. 



so Example 17 

[02381 The laser devices were fabricated in the same manner as in Example 9, except that the 0.4 urn-thick p-side 
cladding layer 19 consisting of only p-type AI 02 Gao. 8 N doped with Mg to 1 x 10 2 <W was grown That is the present 
laser devices had the basic constructions as described in table 1 , except that the n-s.de cladding layer 1 4 had a super- 
lattice structure with a total thickness of 0.4 um composed of the 20-angstrom-thick first layers consisting of p-type 
AU oGao 8 N doped with Si to 1 x 10 19 /cm 3 and the 20-angstrom-thick second layers consisting of undoped GaN and 
further the p-side contact layer 20 had a thickness of 150 angstrom and consisted of p-type GaN doped with Mg to 2 x 
lO^/cm 3 like Example 1. The continuous emission at a wavelength of 405 nm was observed at the threshold current 
density of 3.5 kA/cm 2 . The threshold voltage was 5.4V and the lifetime was 20 hours or longer. 

Example 18 

[0239] The laser devices were fabricated in the same manner as in Example 1 7, except that the n-side cladding 
layer 14 had a superlattice structure with a total thickness of 0.49 um obtained by laminating the 7 0-angstrom^h.ck first 
layers consisting of Al 0 &k> 8 N and the 40-angstrom-thick second layers consisting of lno.01gao.99N doped wrth , S. to 1 
x io 19 /cm 3 . The threshold voltage tended to rise a little, compared with that in Example 16. The lifetime was 10 hours 
or longer. 

Example 19 

[0240] The laser devices were fabricated in the same manner as in Example 1 7, except that the n-side cladding 
layer 14 had a superlattice structure with a total thickness of 0.5 urn obtained by laminating the 60-a.ngs tjom-th.ckf.rst 
layers consisting of AI 02 Gao 8 N and the 40-angstrom-thick second layers consisting of undoped GaN. The threshold 
voltage tended to rise a little, compared with that in Example 1 7. The lifetime was 10 hours or longer. 

Example 20 

[0241] With the same procedures as in Example 9. the n-side light waveguide layer 15 had a superlattice structure 
with a total thickness of 800 angstrom obtained by laminating the 20-angstrom-thick first layers consisting of undoped 
GaN and the 20-angstrom-thick second layers consisting of undoped tao.1Gao.9N. In addition, the p-s.de light 
waveguide layer 18 also had a superlattice structure with a total thickness of 800 angstrom obtained by laminating the 
20-angstrom-thick first layers consisting of undoped GaN and the 20-angstrom-thick second layers consisting o 
undoped ln 0 iGao 9 N. That is. the present laser devices had the basic constructions as described in table 1 . «capt that 
the n-side cladding layer 14. the n-side light waveguide layer 15. the p-side light waveguide layer 18 j^J h ^- s,de fa- 
ding layer 19 had a superlattice structure respectively and further, the p-side contact layer 20 had a thickness of 150 
angstrom and consisted of p-type GaN doped with Mg to 2 x 10 2t W '^Example 1 ■ ^ «*«^ ™Jand 
wavelength of 405 nm was observed at the threshold current density of 2.9 kA/cm 2 . The threshold voltage was 4.4V and 
the lifetime was 60 hours or longer. 
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Example 21 

[0242] The present example will be described on the basis of LED devices as shown in Fig. 1 With the same pro- 
cedures as in Example 1 . a 200-angstrom-thick buffer layer 2 consisting of GaN was grown on a sapphire substrate 1 , 
5 and subsequently, a 5 ^m-thick contact layer consisting of n-type GaN doped with Si to 1 x 10 19 /cm 3 was grown. Next, 
a 30-angstrom-thick active layer 4 having a single quantum well structure and consisting of lnO.4GaO.6N was grown. 

(p-side superlattice layer) 

io [0243] Next, with the same procedures as in Example 1 , a 20-angstrom-thick first layer consisting of p-type 
Al 0 2 Gao sN doped with Mg to 1 x l0 20 /cm 3 was grown, and subsequently, a 20-angstrom-thick second layer consisting 
of p-type GaN doped with Mg to 1 x I0 19 /cm 3 . And then, a p-side cladding layer 5 having a superlattice structure with 
a total thickness of 0.4 urn was grown. The thickness of the p-side cladding layer 4 is not limited to a particular value 
and preferably within the range of 100 angstrom to 2 urn, more preferably 500 angstrom to 1 urn. 

is [0244] Next, a 0.5 jim-thick p-type GaN layer doped with Mg to 1 x 1 0 20 /cm 3 was grown on the p-side cladding layer 
5. After the growth, the wafer was removed out of the reactor and the annealing was performed in the same manner as 
in Example 1 . Then, the etching was performed from the side of the p-side contact layer 6 to expose the surface of the 
n-side contact layer 3 on which a n-electrode 9 was to be formed. A 200-angstrom-thick p-electrode consisting of Ni-Au 
was formed on the almost whole surface of the top p-side contact layer 6. A p-pad electrode consisting of An was 

20 formed on the whole surface electrode 7. An-side electrode 9 consisting of Ti-AI was formed on the exposed surface of 
the n-contact layer. 

[0245] The wafer on which the electrodes were formed in the above-mentioned way were cut into chips which were 
350 by 350 urn square to obtain LED devices. The green-emission at a wavelength of 520 nm was observed at If of 
20mA and Vf was 3.2V. On the contrary, LED devices having a p-side cladding layer 5 consisting of only Mg-doped 
25 Al 0 2 Gao a N showed Vf of 3.4V. Moreover, The withstand static voltage of the present example was two times better. 

Example 22 

[0246] The LEDs were fabricated in the same manner as in Example 21 , except that the p-side cladding layer 5 had 
30 superlattices with a total thickness of 0.25 nm obtained by laminating twenty-five 50-angstrom-thick first layers and 
twenty-five 50-angstrom-thick second layers consisting GaN doped with Mg to 1 x 10 20 /cm 3 . The LEDs had similar 
properties to those in Example 21. 

Example 23 

35 

[0247] The LEDs were fabricated in the same manner as in Example 21 , except that the p-side cladding layer 5 had 
superlattices with a total thickness of 0.25 ^m obtained by laminating 100-angstrom-thick f irst layers and 70-angstrom- 
thick second. Vf was 3.4V. but The withstand static voltage was superior to that of the conventional devices by 20 %. 

ao Example 24 

[0248] With the same procedures as in Example 21 , for growing the n-side contact layer 3, the 60-angstrom-thick 
first layer consisting of n-type Al 0 ^Gq.sN doped with Si to 2 x I0 19 /cm 3 was grown and the 40 -angstrom-thick second 
layer consisting of undoped GaN was grown, and five-hundred first layers and five-hundred second layers were lami- 
45 nated by turns to obtain superlattices with a total thickness of 5 *im. The LEDs were fabricated in which other construc- 
tions were the same as those in Example 12. Vf decreased to 3.1V at If of 20mA. The withstand static voltage was 2.5 
times better than that of the conventional LEDs. 

Example 25 

50 

[0249] The LEDs were fabricated in the same manner as in Example 23, except that the p-side cladding layer 5 was 
composed of superlattices with a total thickness of 0.3 nm obtained by laminating twenty-five 60-angstrom-thick first 
layers (AI 0 . 2 Gao.8N) and twenty-five 40-angstrom-thick second layers, by turns. Vf was 3.2V and The withstand static 
voltage was two times better than that of the conventional LEDs. 

55 

Example 26 

[0250] First, a 300 jim-thick GaN layer doped with Si to 5 x 10 18 /cm 3 was grown on a sapphire substrate using 
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MOVPE method or HVPE method, and then the sapphire substrate was removed to fabricate a Si-doped GaN substrate 
101 having a thickness of 300 urn. The GaN substrate 101 was obtained by growing a nitride semiconductor layer to a 
thickness of 100 pm or more on a substrate which is not a nitride semiconductor and by removing the substrate. The 
GaN substrat may be made of undoped GaN or n-type impurity -doped GaN. In the case of doping a n-type impurity, 
the impurity was usually doped within the range of 1 x 10 17 /cm 3 to 1 x 10 19 /cm 3 to obtain a GaN substrate having a few 



defect 



[0251] After the fabrication of the GaN substrate 101 , the temperature was adjusted to 1050°C and a 3 um-thick 
third buffer layer 113 consisting of n-type GaN doped with Si to 3 x 10 18 /cm 3 was grown. The third buffer layer corre- 
sponds to the n-side contact layer 14 as shown in Figs. 1 and 2. However, an electrode is not on the buffer layer and 
thus the third buffer layer 3 is not referred to a contact layer. The first layer may be grown at a low temperature in the 
same manner as in Example 1 between the GaN substrate 101 and the third buffer layer 113 and if the first layer is 
grown, the thickness may be preferably 300 angstrom or less. 3 
[0252] The 500-angstrom-thick crack-preventing layer 13 consisting of ln 01 Gao. 9 N doped with Si to 5 x io /cm 
of Si was grown on the third buffer layer 1 13 in the same manner as in example 1. 

[0253] Next, a n-side cladding layer was grown which was composed of superlattices with a total thickness^of 0.4 
urn obtained by laminating 20-angstrom-thick first layers consisting of n-type Al 0 2 Gao 8 N doped with Si to 5 x 1 0 /cm 
and 20-angstrom-thick second layers consisting of GaN doped with Si to 5 x 10 18 /cm 3 by turns 100 times. 
[0254] Next, a 0. 1 um-thick n-side light waveguide layer 15 consisting of n-type GaN doped with Si to 5 x 1 0 /cm 
was grown in the same manner as in Example 1 . 

[0255] Next a 25-angstrom-thick well layer consisting of undoped lno. 2 Gao. 8 N was grown and a 50-angstrom-thick 
barrier layer consisting of undoped GaN was grown. They were grown by turns, respectively two times. And finally , a 
well layer was grown on the top, with the result that an active layer 16 having a multi-quantum-well-structure (MQW) with 
a total thickness of 175 angstroms was grown. . ... 

[0256] Next in the same manner as in Example 1 , a p-side cap layer 1 7 consisting of p-type Alo.3Gao.7N doped with 
Mg to 1 x 10 20 /cm 3 was grown to a thickness of 300 angstroms and a p-side light waveguide layer 18 consisting of p- 
type GaN doped with Mg to 1 x 1 0 20 /cm 3 was grown to a thickness of 0.1 urn. 

[0257] Next, in the same manner as in Example 1 . a p-side cladding layer 1 9 was formed which was composed of 
superlattices with a total thickness of 0.4 urn obtained by laminating 20-angstrom-thick first layers consisting of p-type 
Al 0 2 Gao 8 N doped with Mgto 1 x lO^/cm 3 of Mg and 20-angstrom-thick second layers consisting of p-type GaN doped 
with Mg to 1 x lO^/cm 3 . And finally, a 1 50-angstrom-thick p-side contact layer 20 consisting of p-type GaN doped with 
Mg to 2 x lO^/cm 3 was grown on the p-side cladding layer 19. 

[0258] After the reaction was completed, the annealing at 700°C was performed. Then, in the same manner as in 
Example 1 , the top p-side contact layer 20 and p-side cladding layer were etched into a ridge-geometry with a stripe 
width of 4 urn with the RIE apparatus. 

[0259] Next in the same manner as in Example 1 , a p-electrode 21 consisting Ni and Au was formed on the almost 
whole surface of the stripe ridge of the p-side contact layer 20 and a n-electrode 23 consisting of Ti and Al was formed 
on the almost back surface of the GaN substrate 101. ^ ^ 

[0260] Next as shown in Fig. 6. an insulating layer 25 was formed on the p-side cladding layer 1 9 except for the p- 
electrode 21 and a p-pad electrode was formed which connected to the p-electrode 21 electrically via the insulating 
laygr 25 

[0261] After formation of the electrode, the GaN substrate 101 was cleaved into bars perpendicularly respect to the 
p-electrode 21 to fabricate facets of a resonator on the cleaved facet. The cleaved facet of the GaN substrate was M 
plane A dielectric multi-layer film consisting Si0 2 and Ti0 2 was formed on the cleaved facet and finally, the bar was cut 
parallel to the p-electrode, resulting in laser chips as shown in Fig. 6. Next, the chips were set face-up (in the state that 
the substrate was faced to the heat sink) onto the heat sink and the p-pad electrode 22 was connected by wire-bonding. 
The laser was tried at room temperature. The continuous emission at a wavelength of 405nm was observed at the 
threshold current density of 2.5kA/cm 2 and the threshold voltage of 4.0V at room temperature. The lifetime was 500 
hours or longer. This results from usage of GaN substrate to reduce the number of threading dislocations. 
[0262] The examples of the present invention will be described, optionally in connection with the following drawings. 
Fig. 4 is a perspective view showing the shape of the laser devices as shown in Fig. 3. 

Example 27 

[0263] A GaN substrate 1 00 was prepared by growing a single crystal consisting of GaN to a thickness of 50 urn on 
a buffer layer consisting of GaN on a C-plane sapphire substrate. The GaN substrate 1 00 was set within the reactor and 
the temperature was increased to 1050°C. And using hydrogen as a carrier gas, ammonia and TMG (trimethylgalhum) 
as a source of GaN and silane gas as a source of impurity, a 4 ^m-thick n-side buffer layer 1 1 consisting of GaN doped 
with Si to 1 x 10 18 /cm 3 was grown on the GaN substrate 100. The buffer layer also acts as a contact layer for forming 
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the n-electrode when light emitting devices having a structure as shown in Fig. 3 are fabricated. Further, the n-side 
buffer layer is that is grown at a high temperature and is distinguished from a buffer layer having a thickness of 0.5 \im 
or less which is grown at a lew temperature of 900°C or less directly on the substrate made of the material, such as 
sapphire, SiC and spinel, which is different from nitride semiconductors. 

5 

(n-side cladding layer 14 = superlattice layer) 

[0264] Subsequently, at 1050°C , a 40-angstrom-thick first layer consisting of n-type Al 0 2 Gao. 8 N doped with Si to 1 
x 10 19 /cm 3 was grown using TMA (trimethylammonium), TMG, ammonia and silane gas. And then, silane gas and TMA 
10 were stopped and a 40-angstrom-thick second layer consisting of undoped GaN was grown. A superlattice layer was 
constructed in a manner of the first layer + the second layer + the first layer + the second layer + • • • . One-hundred 
first layers and one-hundred second layers were laminated by turns. Thus, the n-side cladding layer 14 composed of 
superlattices having a total thickness of 0.8 jim was grown. 

75 (n-side light waveguide layer 1 5) 

[0265] Subsequently, silane gas was stopped and at 1050°C t a 0.1 iim-thick n-side light waveguide layer 15 con- 
sisting of undoped GaN was grown. The n-side light waveguide layer acts as a light waveguide layer of an active layer 
and preferably, consists of GaN or InGaN and has a thickness of 100 angstroms to 5 more preferably of 200 ang- 
20 stroms to 1 *im. This n-side light waveguide layer may be composed of undoped superlattices. In the case of the super- 
lattice layer, the band gap-energy is larger than that of the active layer and smaller than that of the n-cladding layer 
consisting of Al 0 2 Gao. 8 N. 



25 



30 



(active layer 16) 

[0266] Next, an active layer 16 was grown using TMG. TMI and ammonia as a source of InGaN. For the active layer 
16. the temperature was maintained at 800°C and a 25-angstrom-thick well layer consisting of undoped Ino. 2 Gao. 8 N 
was grown. Next, at the same temperature, the molar ratio of TMI was changed and a 50-angstrom-thick barrier layer 
consisting of ln 0 oiGao.gsN was grown. These operations were repeated two times. And finally, an well layer was lami- 
nated, with the result that an active layer having a multi-quantum-well (MQW) structure with a total thickness of 1 75 ang- 
stroms was grown. The active layer may be undoped like in the present example, or doped with donor impurities and/or 
p-type impurities. Both of the well layer and the barrier layer may be doped.with impurities or either of them may be 
doped. 

35 (p-side cap layer 1 7) 

[0267] Next, the temperature was increased to 1050°C and a 300-angstrorn-thick p-side cap layer consisting of p- 
type Al 0 3 Ga 0 7 N doped with Mg to 1 x 10 20 /cm 3 and having a larger band gap energy than the p-side light waveguide 
layer was grown using TMG, TMA, ammonia and Cp2Mg (cyclopentadienyl magnesium). The p-side cap layer has a 
40 thickness of 0.1 urn or less and the lower limit is not specified, but the thickness is preferably 10 angstroms or more. 

(p-side light waveguide layer 18) 

[0268] Subsequently, Cp2Mg and TMA were stopped and at 1 050°C, a 0. 1 nm-thick p-side light waveguide layer 1 8 
45 consisting of undoped GaN and having a smaller band gap energy than the p-side cap layer was grown. The layer acts 
as a light waveguide layer of the active layer and preferably consists of GaN or InGaN, like the n-side light waveguide 
layer 1 5. And the p-side light waveguide layer may be a superlattice layer consisting of a undoped nitride semiconductor 
or a nitride semiconductor doped with an impurity. In the case of the superlattice layer, the band gap energy is larger 
than that of the well layer of the active layer and is smaller than that of the p-side cladding layer consisting of 
50 AI 02 Gao 8 N. 

(p-side cladding layer) 

[0269] Subsequently, at 1 050°C, a 40-angstrom-thick third layer consisting of p-type AI0.2Gao.sN doped with Mg to 
55 1x1 O^/cm 3 was grown. Then, only TMA was stopped and a 40-angstrom-thick fourth layer consisting of undoped GaN 
was grown. These operations were repeated, respectively 100 times to grow a p-side cladding layer 19 composed of 
superlattices with a total thickness of 0.8 urn. 
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(p-side contact layer 20) 

[02701 Finally, at 1 050°C. a 150-angstrom-thick p-side contact layer 20 consisting of p-type OaN doped with Mg to 
2 x iXm 3 was grown on the p-side cladding layer 19. The p-side contact layer 20 may consist of p-type J*Al y Ga^ 

with the result that the threshold current and voltage of the devices decreased. mMkMlBr , 
StIT The wafer which the nitride semiconductors were grown in the above-mentioned manner was annealed 
it 700OC itS alphere in the reactor to make the layers doped wrthp-type imputes less res.st.ve. 

coZ .aylS. p-e.ectrode 9 21 to obtain preferable ohmic contact to the p-side contact layer may 

Sr-ed^the polishing machine. The sapphire substrate on whose si* the M ^^Z^^^. 
flapped with an diamond abrasive to a substrate thickness of 70 urn. After W» 3h 
furlherpolished by 1 um with a .her abrasive, resulting in the rmror tacet and the whole surface was metallized with 

rnS Then the AlVSn side was scribed and cleaved into bars perpendtolarlvrespea to the str» electrode to fab- 
S. , on7e ae^Tcet A dielectric multi-layer film consisting Si0 2 and TO, was formed on the plane 

time was 100 hours or longer. 
Example 28 

rnrwn Fia 7 is a sectional view showing the structure of the laser devices according to another example of the 
St inveln !n thisSng me devices which are cut in the perpendicular direction to 

shown, like I Fig. 3. Example 28 will be described w*h ^^f^% 7 - **- 
erence numerals have been used to designate identical elements MM are «™ » ££££££ grown via ^ 
rrwam A 150-anostrom-thick single crystal consisting of GaN doped wrth Si to 5 x 10 /cm w » s 9 mw " vl ° 
Kayer oJSSS « on th. C*£ sapphire substrate, so as to obtain a GaN substrate 100. A n-s.de buffer 
layer 1 1 was grown on the GaN substrate in the same manner as in Example 27. 
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(Crack preventing layer 13) 

[0281 ] After the growth of the n-side buffer layer 11 , the temperature was adjusted to 800°C and a 500-angstrom- 
thick crack preventing layer consisting of lno.1Gao.9N doped with Si to 5 x I0 18 /cm 3 was grown using 7NIG, TMI and 

5 ammonia as a source of InGaN and silane gas as a source of Si. The crack preventing layer 13 can be obtained by 
growing a nitride semiconductor containing In, preferably InGaN, and can prevent cracks in the nitride semiconductor 
layers containing Al. The crack preventing layer may preferably have a thickness ranging 100 angstroms and 0.5 ^m. If 
the crack preventing layer has a thickness less than 100 angstroms, the layer is hard to prevent cracks. If the layer has 
a thickness more than 0.5 urn, the crystal itself tends to change into black. 

10 [0282] After the growth of the crack preventing layer 13, a n-side cladding layer 1 4 composed of modulation-doped 
superlattices 14 and an undoped n-side light waveguide layer 15 were grown in the same manner as in Example 27. 

(n-side cap layer 20) 

15 [0283] Subsequently, a 300-angstrom-thick n-side cap layer 20 consisting of n-type Al 0 3 Gao/7N doped with Si to 5 
x 1 0 18 /cm 3 and having a larger band gap energy than the n-side light waveguide layer 1 5 was grown using TMG, TMA, 
ammonia and silane gas. 

[0284] After this, with the same procedures as those in Example 27, a p-side cap layer 17, an undoped p-side light 
waveguide layer 18, a p-side cladding layer 19 composed modulation-doped superlattices and a p-side contact layer 20 
20 were grown. 

[0285] After the growth of nitride semiconductor layers, annealing was performed in the same manner to make the 
p-type impurities doped layers less resistive. After annealing, as shown in Fig. 7, the top p-side contact layer 20 and p- 
side cladding layer were etched into a ridge geometry with a stripe width of 4 \xm. 

[0286] After forming a ridge, a stripe p-electrode 21 consisting of Ni/Au was formed on the top surface of the ridge 
25 of the p-side contact layer 20. An insulating layer 25 consisting of Si0 2 was formed on the surface of the top nitride sem- 
iconductor layer except for the p-electrode 21 . A p-pad electrode 22 was formed which was connected electrically to the 
p-electrode 21 via the insulating layer 25. 

[0287] The wafer on which the p-electrode was formed in the above-mentioned manner was transferred to the pol- 
ishing machine. The sapphire substrate was removed by polishing to expose the surface of the GaN substrate 100. An 

30 n-electrode 23 consisting of Ti/AI was formed on the almost whole surface of the exposed GaN substrate. 

[0288] After forming the electrodes, the GaN sifcstrate was cleaved with respect to M-plane (which corresponds to 
a side plane of a hexagonal column in the case that the nitride semiconductor is represented according to a hexagonal 
system). The dielectric multilayers consisting of Si0 2 and Ti0 2 were formed on the cleaved facet. The bar was cut par- 
allel to the p-electrode into the laser chips. For these chips, a continuous emission at room temperature was observed. 

35 These devices had similar properties to those according to Example 27. 

Example 29 

[0289] With the same procedures as in Example 27, after growing the n-side buffer layer 1 1 , a crack-preventing 
40 layer 13 was grown in the same manner as in Example 28. Next, a 0.4-^m-thick n-side cladding layer 14 composed of 
a single layer consisting of AI 03 Gao. 7 N doped with Si to 1 x I0 19 /cm 3 was grown on the crack preventing layer. The 
other constructions were the same as those in Example 27. For the fabricated laser devices, the laser was observed at 
room temperature and the lifetime was a little shorter than that of the laser devices in Example 27. 

45 Example 30 

[0290] The laser devices were fabricated in the same manner as in Example 27 except that the p-side cladding 
layer 19 was formed by growing a 0.4-nm-thick single layer consisting of Al 0 3 Gao. 7 N doped with Mg to 1 x 10 20 /cm 3 . 
The laser was observed at room temperature and the lifetime was a little shorter than that of the laser devices in Exam- 
so pie 27. 

Example 31 

[0291] With the same procedures as in Example 27, instead of the n-side cladding layer 14 having a superlattice 
55 structure, a 0.4-^m-thick n-side cladding layer 14 consisting of Alo.2Gao.8N doped with Si to 1 x I0 18 /cm 3 was grown. 
And instead of the p-side cladding layer having a superlattice structure, a 0.4-nm-thick p-side cladding layer consisting 
of Al 0 2 Gao 8 N doped with Mg to 1 x l0 20 /cm 3 was grown. The n-side light waveguide layer 15 was composed of super- 
lattices with a total thickness of 0.12 urn obtained by laminating 30-angstrom-thick layers consisting of GaN doped with 
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Si to 1 x 10 17 /cm 3 and 30-angstrom-thick layers consisting of undoped in 0 0 iGao 99 N. The p-side light waveguide layer 
18 was composed of superlattices with a total thickness of 0.12 pirn obtained by laminating 30-angstrom-thick layers 
consisting of undoped ln 0 oiGa 0 .99 N and 30-angstrom-thick layers consisting of GaN doped with Mg to 1 x 10 17 /cm 3 of 
Mg. The other constructions of the fabricated laser devices were the same as those in Example 27. The laser was 
5 observed at room temperature and the lifetime was a little shorter than that of the laser devices in Example 27. 

Example 32 

[0292] With the same procedures as in Example 27, the n-side buffer layer 1 1 was composed of superlattices with 
10 a total thickness of 1 .2 obtained by laminating 30-angstrom-thick undoped GaN layers and 30-angstrom-thick layers 
consisting of Al 0 osGao 95 N doped with Si to 1 xl0 19 /cm 3 . The layers above the n-side cladding layer were grown in the 
same manner as in Example 27 and the laser devices were fabricated. When the n-electrode was formed, the surface 
exposed by etching was positioned somewhere of the superlattices with a total thickness 1 .2 jim and the n-electrode 
was formed on the exposed superlattice layer. A continuous emission was observed and the threshold value was a little 
15 lower than that of the laser devices in Example 27. The lifetime was 1 000 hours or longer. 

Example 33 

[0293] Fig. 8 is a sectional view showing the structure of the laser devices according to another example of the 
20 present invention. In this drawing, identical reference numerals have been used to designate identical layers that are 
common to other drawings. Example 33 will be described with reference to Fig. 8. 

[0294] With the same procedures as in Example 27, a 200-angstrom-thick GaN buffer layer (not shown) was grown 
on a (0001) C-plane sapphire substrate 30 with 2-inch <D,at 500°C and then, a 5 nm-thick undoped GaN layer 31 was 
grown at 1050°C. The thickness is not limited to 5 \im and may be preferably over the thickness of the buffer layer and 

25 1 0 |im or less. The material of the substrate may include sapphire, SiC, ZnO, spinel, or other materials which are differ- 
ent from nitride semiconductors and are known for growing nitride semiconductors such as GaAs. 
[0295] Next, after growing the undoped GaN layer 31 , the wafer was removed out of the reactor. A striped photo- 
mask was formed on the surface of theGaN layer 31 and with a CVD apparatus, 0. 1 -^m-thick Si0 2 protective film 32 
was patterned to form 20-nm-wide stripe windows with a periodicity of 5 |im. Fig. 8 is a sectional view showing the par- 

30 tial structure of the wafer when cut perpendicularly to the longitudinal direction of the stripes. The examples of the mask 
pattern may include stripes, dots or checks and the exposed parts of the undoped GaN layer 31 , that is, the parts on 
which the mask was not toned (windows) may preferably have a smaller area than the mask, so as to grow a GaN sub- 
strate 100 with less crystal defects. The materials of the mask may include oxides such as silicon oxide (SiO x ), silicon 
nitride (Si x Ni y ), titanium oxide (TiOx) and zirconium oxide (ZrCg, nitrides, or multi-layer film thereof, as well as metals 

35 having a melting point higher than 1200°C. These materials can stand at high temperatures ranging between 600°C 
and 1 100°C at which nitride semiconductors can be grown and nitride semiconductors do not grow or are difficult to 
grow on the surface of the materials. 

[0296] After forming the protective film 32, the wafer was set in the reactor again and a 1 0-nm-thick undoped GaN 
layer to be a GaN substrate 100 was grown at 1050°C. The preferable thickness of the GaN layer depends on the thick- 

40 ness and the size of the protective film 32 and the GaN had a thickness enough to grow laterally (perpendicularly to the 
thickness direction) above the mask, so as to cover the surface of the protective film 32. In the case that the GaN sub- 
strate 1 00 was grown in a manner that a GaN layer was laterally grown on the surface of the protective film 32 on which 
nitride semiconductor were difficult to grow, initially, the GaN layer did not grow on the protective film 32 and grew selec- 
tively on the undoped GaN layer 31 in the window regions. In the case that the GaN layer was continued to grow, the 

45 GaN layer grew laterally and covered the protective film 32 and the GaN layers grown from the neighboring windows 
linked with each other, resulting in that the GaN layer was grown on the protective film 32. That is, the GaN layer was 
laterally grown on the GaN layer 31 via the protective film 32. Crystal defects in the GaN layer 31 grown on the sapphire 
substrate 30 and the number of crystal defects in the GaN substrates 100 grown on the protective film 32 were impor- 
tant. That is. extremely large number of crystal defects were caused in the nitride semiconductor layers grown on an 

so auxiliary substrate due to the lattice mismatch between the auxiliary substrate and the nitride semiconductors and the 
crystal defects threaded through the nitride semiconductors grown sequentially upward to the surface. On the other 
hand, in Example 33, The GaN substrate 100 grown laterally on the protective film 32 was not directly on an auxiliary 
substrate and was obtained in a manner that the GaN layer grown from the neighboring windows linked to each other 
during growing laterally on the protective film 32. Therefore, the number of crystal defects decreased extremely, com- 

55 pared with that in the semiconductor layers grown on an auxiliary substrate. Thus, a mask was partially formed on the 
nitride semiconductor layer grown on an auxiliary substrate and a GaN layer was grown laterally on the mask, resulting 
in a GaN substrate having much less crystal defects than the GaN substrate according to Example 27. Actually, the 
number of the crystal defects in the undoped GaN layer was lO^/cm 2 or more, while the number of crystal detects in 
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the GaN substrate according to Example 33 was K^/cm 2 or less. 

[0297] After forming a GaN substrate 1 00 in the above-mentioned manner, a 5-jim-thick n-side buffer layer, besides 
acting as a contact layer 1 1 , consisting of GaN doped with Si to 1 x 10 18 /cm 3 was grown on the GaN substrate in the 
same manner as in Example 27. And then, a 500-angstrom-thick crack preventing layer 13 consisting of lno.1Gao.9N 
5 doped with Si to 5 x I0 18 /cm 3 was grown. The crack preventing layer 13 can be omitted. 

(n-side cladding layer 14 composed of superlattices having a highly doped center part) 

[0298] Next, a 20-angstrom-thick undoped GaN layer was grown using TMG and ammonia gas at 1050°C to form 
10 a second nitride the same temperature, adding TMA, a 5-angstrom-thick undoped Alo.1Gao.9N layer was grown and 
subsequently, adding silane gas, a 20-angstrom-thick Alo.1Gao.9N layer doped with Si to 1 x I0 19 /cm 3 was grown, then, 
stopping Si, a 5-angstrom-thick undoped Alo.1Gao.9N layer being grown to form a 30-^m-thick first nitride semiconduc- 
tor layer having a large band gap energy. Thereafter, in the same manner, the second nitride semiconductor layers and 
the first nitride semiconductor layers were formed by turns repeatedly. In Example 33, one-hundred-twenty second lay- 
is ers and one-hundred-twenty first layers were laminated by turns to form a n-side cladding layer 1 4 of superlattices with 
a thickness of 6 pm. 

rnnAAi kt.„i ~ — i:«.u* .:*-J/-s I-*wa>> H C m -»^4iwA l<awar 1fi a rt-cirla ran lovrAi" 17 anH a r^-ciHo jjaht 
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waveguide layer were grown sequentially in the same manner as in Example 27. 

20 (p-side cladding layer 1 9 composed of superlattices having a highly doped center part) 

[0300] Next, a 20-angstrom-thick undoped GaN layer was grown using TMG and ammonia gas at 1050°C to form 
a fourth nitride semiconductor layer having a small band gap energy. Next, at the same temperature, adding TMA, a 5- 
angstrom-thick undoped Alo.1Gao.9N layer was grown and subsequently, adding Cp2Mg, a 20-angstrom-thick 

25 Al 0 ^Gao.gN layer doped with Mg to 1 x 10 20 /cm 3 was grown, then, stopping Cp2Mg, a 5-angstrom-thick undoped 
A'o iGao 9 N laver being grown to form a 30-pm-thick third nitride semiconductor layer having a large band gap energy. 
Thereafter, in the same manner, the fourth nitride semiconductor layers and the third nitride semiconductor layers were 
formed by turns repeatedly. In Example 33. one-hundred-twenty fourth layers and one-hundred-twenty third layers were 
laminated by turns to form a n-side cladding layer 19 of superlattices with a thickness of 6 pm. 

30 [0301] And finally, a p-side contact layer 20 was grown in the same manner as in Example 27 and then, the wafer 
was removed out of the reactor. The annealing was performed and the layers above the p-side cladding layer were 
etched into a stripe ridge geometry. 

[0302] Next, as shown in Fig. 8, etching was performed symmetrically with respect to the ridge to expose the sur- 
face of the n-side buffer layer on which a n-electrode was to be formed and a n-electrode was formed. On the other 

35 hand, a stripe p-electrode was also formed on the top surface of the ridge of the p-side contact layer 20. Thereafter, in 
the same manner as in Example 27, laser devices were fabricated. The threshold current density and voltage 
decreased by 10 %, compared to those in Example 27. The continuous emission at a wavelength of 405 nm was 
observed for 2000 hours or more. This was mainly because the enhancement of the crystal quality in the nitride semi- 
conductors due to the GaN substrate 100 having less crystal defects. In Fig. 8, in the case of the GaN substrate 100 

40 having a thickness of, for example, 80 urn or more, the layers between an auxiliary substrate 30 and the protective film 
32 can be omitted. 

Example 34 

45 [0303] With the same procedures as in Example 33, the n-side cladcfing layer was composed of superlattices with 
a total thickness of 0.6 *im obtained by laminating 20-angstrom-thick undoped GaN layers and 20-angstrom-thick 
Al 0 iGao.gN layers doped with Si to 1 x 10 19 /cm 3 instead of superlattices having a highly doped center part. 
[0304] On the other hand, the p-side cladding layer 1 9 was composed of superlattices with a total thickness of 0.6 
nm obtained by laminating 20-angstrom-thick undoped GaN layers and 20-angstrom-thick Al 0 iGao.gN layers doped 

so with Mg to 1 x 10^°/cm 3 instead of superlattices having a highly doped center part. The other constructions were the 
same as those in Example 33. For the fabricated laser devices, the threshold value decreased a little and the lifetime 
was similarly 2000 hours or longer, compared to those of Example 33. 

Example 35 

55 

[0305] With the same procedures as in Example 33, the n-side cladding layer 14 was composed of superlattices 
with a total thickness of 0.6 *im obtained by laminating 25-angstrom-thick GaN layers doped with Si to 1 x 1 0 1 9 /cm 3 and 
25-angstrom-thick undoped AI0.1Gao.9N layers respectively by turns. On the other hand, the p-side cladding layer 19 
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was composed of superlattices with a total thickness of 0.6 um obtained by laminating 25-angstrom- thick GaN layers 
doped with Mg to 1 x 1 0 20 /cm 3 and 25-angstrom-thick undoped Alo.1Gao.9N layers respectively by turns. The other con- 
structions were the same as those in Example 33. The fabricated laser devices had similar properties and lifetime to 
those of Example 33. 

5 

Example 36 

[0306] With the same procedures as in Example 33, the n-side cladding layer 14 was composed of superlattices 
with a total thickness of 0.6 urn obtained by laminating 25-angstrom-thick GaN layers doped with Si to 1 x 1 0 19 /cm 3 and 
10 25-angstrom-thick Alo.1Gao.9N layers doped with Si to 1 x 10 17 /cm 3 respectively by turns. On the other hand, the p-side 
cladding layer 19 was composed of superlattices with a total thickness of 0.6 um obtained by laminating 25-angstrom- 
thick GaN layers doped with Mg to 1 x l0 20 /cm 3 and 25-angstrom-thick Alo.1Gao.9N layers doped with Mg to 1 x 
10 18 /cm 3 respectively by turns. The other constructions were the same as those in Example 33. The fabricated laser 
devices had similar properties and lifetime to those of Example 33. 

15 

Example 37 

[0307] With the same procedures as in Example 33, the n-side cladding layer was composed of a 0.6 um-thick 
AI 01 Ga o 9 N layer doped with Si to 1 x I0 19 /cm 3 instead of superlattices. On the other hand, the p-side cladding layer 
20 1 9 was composed of superlattices with a total thickness of 0.6 \xn\ obtained by laminating 25-angstrom-thick GaN layers 
doped with Mg to 1 x 10 20 /cm 3 and 25-angstrom-thick AI 01 Ga 0 .9 N layers doped with Mg to 1 x I0 18 /cm 3 respectively 
by turns. The other constructions were the same as those in Example 33. For the fabricated laser devices, the threshold 
values increased a little and the lifetime was similarly 1000 hours or longer, compared to those of Example 33. 

25 Example 38 

[0308] With the same procedures as in Example 33. the n-side cladding layer and p-side cladding layer were mod- 
ulation-doped superlattices (in which the center part was not highly doped and the impurity density was almost even 
within the layer). And the n-side buffer layer 1 1 was composed of superlattices with a total thickness of 2 urn obtained, 
30 by laminating 50-angstrom-thick Al 0 osGao.gsN layers doped with Si to 1 x 10 19 /cm 3 and 50-angstrom-thick undoped 
GaN layers respectively by turns. The other constructions were the same as those in Example 33. For the fabricated 
laser devices, the threshold values decreased a little and the lifetime was 3000 hours or longer, compared to those of 
Example 33. 

35 Example 39 

[0309] With the same procedures as in Example 33, the n-side cladding layer 14 was composed of superlattices 
with a total thickness of 0.6 um obtained by laminating 20-angstrom-thick undoped GaN layers and 20-angstrom-thick 
Al 0 iGao.gN layers doped with Si to 1 x I0 19 /cm 3 respectively by turns. The n-side light waveguide layer 15 was com- 
40 posed of superlattices with a total thickness of 0.1 um obtained by laminating 25-angstrom-thick GaN layers doped with 
Si to 1 x I0 19 /cm 3 and 25-angstrom-thick undoped Alo.05Gao.95N layers respectively by turns. 

[0310] On the other hand, the p-side light waveguide layer was composed of superlattices with a total thickness of 
0.1 um obtained by laminating 25-angstrom-thick GaN layers doped with Mg to 1 x 10 19 /cm 3 and 25-angstrom-thick 
undoped Al 0 osGao 95 N layers respectively by turns. Next, the p-side cladding layer was composed of superlattices with 
45 a total thickness of 0.6 *im obtained by laminating 20-angstrom-thick undoped GaN and 20-angstrom-thick Al 0 iGao 9 N 
layers doped with Mg to 1 x 1 0 20 /cm 3 respectively by turns. The other constructions were the same as those in Example 
33. For the fabricated laser devices, the threshold values decreased a little and the lifetime was 3000 hours or longer, 
compared to those of Example 33. 

so Example 40 

[031 1] Example 40 provides laser devices fabricated using a GaN substrate like Example 33. 
[0312] That is, the laser devices according to Example 40 were fabricated by forming the following semiconductor 
layers on the GaN substrate 100 which was formed in the same manner as in Example. 
55 [031 3] First, a 2-^m-thick n-side contact layer (n-side second nitride semiconductor layer) consisting of n-type GaN 
doped Si to 1 x I0 18 /cm 3 or more was grown on the GaN substrate 100. This layer may be composed of superlattices 
consisting of undoped GaN and Si doped Al x Ga 10£ N (0<X^0.4). 

[0314] Next, after growing the n-side contact layer, at 800°C. using TMG, TMI, ammonia and silane gas in the nitro- 
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gen atmosphere, a 500-angstrom-thick crack preventing layer consisting of ln 0 .iGao. 9 N doped with Si to 5 x 10 18 /cm 3 
was grown. The crack-preventing layer consisted of n-type nitride semiconductor containing In, preferably InGaN, so as 
to prevent the crack from threading the nitride semiconductor layers containing Al to be grown thereafter. The thickness 
of the crack preventing layer may preferably range between 1 000 angstroms and 0.5 urn. If the thickness is thinner than 
5 1 00 angstroms, the crack preventing layer is difficult to prevent cracks. If the thickness is thicker than 0.5 *im, the crystal 
itself tends to turn into black. 

[0315] Subsequently, at 1050°C, using TMA, TMG, ammonia and silane gas, a 40-angstrom-thick n-type 
Al 0 2 Gao.8 N ,aver doped with Si to 1 x 1 0 19 /cm 3 and a 40-angstrom-thick undoped GaN layer were grown. One-hundred 
of these layers were laminated respectively by turns to grow a n-side cladding layer of superlattices with a total thick- 
10 ness of 0.8 um. 

[0316] Subsequently, a 0.1 urn thick n-side light waveguide layer consisting of undoped Al 0 osGao gsN was grown. 
This layer acts as a light waveguide layer to guide the waves of light emitted from the active layer and may be undoped 
or doped with n-type impurity. This layer may be composed of superlattices consisting of GaN and AIGaN. 
[031 7] Next, a 400-angstrom-thick active layer consisting of undoped tn 0 0 i Gao 99 N was grown. 

75 [0318] Next, a 300-angstrom-thick p-side cap layer consisting of p-type Ai 0 2 Gao. 8 N doped with Mg to 1 x I0 19 /cm 3 
and having a larger band gap energy than the p-side light waveguide layer to be formed thereafter was grown. 
[0319] Next, a 0.1 -im-thick n-side light waveguide layer consisting of Alo.01Gao.33N and having a smaller band gap 
energy than the p-side cap layer was grown. This layer acted as a waveguide for the active layer. The layer may be com- 
posed of superlattices consisting of nitride semiconductors. In the case that the p-side light waveguide layer is com- 

20 posed of superlattices, the band gap energy of the barrier layer having a larger band gap energy should larger than that 
of the active layer and smaller than that of the p-side cladding layer. 

[0320] Subsequently, a p-side cladding layer composed of superlattices with a total thickness of 0.8 obtained 
by laminating 40-angstrom-thick p-type Al0.2Ga0.sN layers doped with Mg to 1 x 10 19 /cm 3 and 40-angstrom-thick 
undoped GaN layers respectively by turns was grown. 

25 [0321] Finally, a 1 50-angstrom-thick p-side contact layer consisting of p-type GaN doped with Mg to 1 x 10 2 /cm3 
was grown on the p-side cladding layer. Particularly, in the case of laser devices, the p-side contact layer consisting of 
nitride semiconductors having a small band gap energy is in contact with the p-side cladding layer of superlattices con- 
taining AIGaN and has a thickness of as thin as 500 angstroms or less. Therefore, the carrier density in the p-side con- 
tact layer is high and a good ohmic contact to the p-electrode is obtained, with the result that the threshold current and 

30 voltage tends to decrease. 

[0322] The wafer on which nitride semiconductors were grown in the above-mentioned manner was annealed at a 
given temperature to make the p-type impurity doped layers less resistive and removed out of the reactor. The top p- 
side contact layer and the p-side cladding layer were etched into a ridge geometry with a stripe width of 4 *im. Thus, the 
layers above the active layer had a stripe ridge geometry and the emission from the active layer focused under the stripe 

35 ridge, with the result that the threshold values decreased. Particularly, the layers above the p-side cladding layer of 
superlattices may preferably have a ridge geometry. The annealing method disclosed by U.S. Patent 5,306,662 is 
employed in this Example. 

[0323] Next, a mask was formed on the surface of the ridge and the etching was performed with a RIE apparatus 
to expose the surface of the n-side contact layer, a stripe n-electrode consisting of Ti and Al being formed. On the other 
40 hand, a stripe p-electrode consisting of Ni and Au was formed on the top surface of the ridge of the p-side contact layer. 
Examples of electrode materials to obtain a good ohmic contact to the p-type GaN layer may include Ni, Pt, Pd, Ni/Au, 
Pt/Au, Pd/Au and so on. Examples of electrode materials to obtain a good ohmic contact to the n-type GaN may include 
metals such as Al, Ti, W, Cu, Zn, Sn or In and alloys thereof. 

[0324] Next, insulating layers consisting of Si0 2 were formed on the exposed surfaces of the nitride semiconductor 
45 layers between the p-electrode and the n-electrode and a p-pad electrode was formed which was connected with the 
p-electrode electrically via the insulating layers. The p-electrode enlarged substantially the surface area of the p-elec- 
trode to enable wire-bonding and die-bonding of the p-electrode side. 

[0325] The wafer on which the n-electrode and p-electrode were formed in the above-mentioned manner is trans- 
ferred to the polishing machine. The sapphire substrate on whose side the nitride semiconductors were not formed was 

so lapped with a diamond abrasive to a substrate thickness of 70 um. After lapping, the surface of the substrate was further 
polished by 1 jim with a finer abrasive, resulting in the mirror facet and the whole surface was metallized with Au/Sn. 
[0326] Then, the Au/Sn side was scribed and cleaved into bars perpendicularly with respect to the stripe electrode 
to fabricate a facet of a resonator on the cleaved facet. A dielectric multi-layer film consisting SiO a and Ti0 2 was formed 
on the facet of the resonator and finally, the bar was cut parallel to the p-electrode. resulting in laser chips. Next, the 

55 chips were set face-up (in the state that the substrate was faced to the heat sink) onto the heat sink and each electrode 
was connected by wire-bonding. The laser oscillation was tried at room temperature. The continuous emission at a 
wavelength of 368nm was observed at the threshold current density of 2.0kA/cm 2 and the threshold voltage of 4.0V at 
room temperature. The lifetime was 1000 hours or longer. 
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Example 41 



10 



15 



[0327] The laser device in Example 41 and the following examples was fabricated on the basis of the embodiment 
4. The Example 41 will be described in connection with Fig. 9. 

(underlying layer 302) 

[0328] The auxiliary substrate 301 made of sapphire with 20-inch <D and a C-plane was set in the MOVPE reactor 
and the temperature was set to be 500°C. A 200-angstrom- thick buffer layer (not shown) made of GaN was grown 
using trimethylgallium (TMG) and ammonia (NH3). After the growth of the buffer layer, the temperature was increased 
to 1050°C and a 4-nm-thick underlying layer 302 made of the same GaN was grown. 

(protective film 303) 

[0329] After the growth of the underlying layer 302, the wafer was removed out of the reactor and a stripe-shaped 
photomask was formed on the surface of the underlying layer. A 1 -^m-thick protective film 303 made of SiQ 2 was pat- 
terned to form 10-*im-wide stripe windows with a periodicity of 2 t im on the underlying layer 302 with a CVD apparatus. 

(nitride semiconductor substrate 304) 

[0330] After the growth of the protective film 303, the wafer was set again in the MOVPE reactor and the tempera- 
ture was set to be 1050°C. A 20-^m- thick nitride semiconductor substrate made of undoped GaN was grown using 
TMG and ammonia. On the surface of the resulting nitride semiconductor substrate, the crystal defects developed par- 
allel to the stripe-shaped protective film in the stripe center part of the protective film and in the stripe center part of the 
window However, when the ridge of the laser device was formed later, the ridge stripe was formed not to be on the crys- 
tal defects, so as to prevent the developing of the crystal defects into the active layer and enhance the reliability of the 
device. 

(n-side buffer layer 31 1 which also functions as a n-side contact layer) 

[0331] Next, a 5-^m-thick n-side buffer layer made of GaN doped with Si to 3 x 1 0 18 /cm 3 was grown on the second 
nitride semiconductor layer 4 using ammonia and TMG, and silane gas as an impurity gas. 

(crack preventing layer 312) 

[0332] Next, a 0.15-jim-thick crack preventing layer 312 made of ln 0 . 16 Ga<>.84N was grown using TMG, TMI (tri- 
methylindium) and ammonia at 800°C. 

(n-side cladding layer 31 3 = a super lattice layer) 

40 3 

[0333] Subsequently, a 25-angstrom-thick first layer made of n-type AI 0 .i 6 Ga 0 .84N doped with Si to 1 x 10 /cm 
was grown using TMA, TMG, ammonia and silane gas at 1050°C. Successively, the silane gas and TMA was stopped 
and a 25-angstrom-thick second layer made of undoped GaN was grown. The first layer and the second layer may be 
laminated in the order of 1st, 2nd, 1st and so on, to constitute a super lattice layer, resulting in the n-side cladding layer 
45 313 having a super lattice structure and a total thickness of 1 .2^im. The n-side cladding layer made in a super lattice 
structure had an Al average composition of 8.0% and the product thereof multiplied by the thickness was 9.6. 

(n-side light waveguide layer 314) 

[0334] Subsequently, the silane gas was stopped and a 0.1 -^m-thick n-side light waveguide layer made of undoped 
GaN was grown at 1050°C. 



20 
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(active layer 315) 

55 [0335] Next, the active layer 314 was grown using TMG. TMI and ammonia. For the active layer, the temperature 
was maintained at 800°C and a 40-angstrom-thick quantum well layer made of undoped ln 0 2 Gao. 8 N was grown. Suc- 
cessively, only the ratio of TMI was changed and at the same temperature, a 100-angstrom -thick barrier layer made of 
undoped ino oiGao 99 N was grown. The quantum well layer and the barrier layer were laminated alternately so that a 
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barrier layer was the last one. resulting in the active layer having a multi -quantum-well structure and a total thickness of 
440 angstroms. 

(p-sidei cap layer 316) 

5 

[0336] Next, the temperature was increased to 1050°C and a 300-angstrom-thick p-side cap layer 316 made of p- 
type Alo.3Gao.7N doped Mg to 1 x 10 20 /cm 3 and has a larger band gap energy than the p-side light waveguide layer 31 7 
was grown using TMG, TMA, ammonia an Cp2Mg (cyclopentadienyl magnesium). 

10 (p-side light waveguide layer 317) 

[0337] Subsequently, Cp2Mg and TMA were stopped and a 0.1-nm-thick p-side light waveguide layer made of 
undoped GaN and having a smaller band gap energy than the p-side cap layer 316 was grown at 1050°C. 

15 (p-side cladding layer 318) 

[0338] Subsequently, a 25-angsirorn-thick third layer made of p-type A! 0 16 gao i84 N doped with Mg to 1 * 10 20 /crr, 3 
was grown at 1050°C. Successively, only TMG was stopped and a 25-angstrom-thick fourth layer made of undoped 
GaN was grown, so as to obtain the p-side cladding layer having a super lattice layer with a total thickness of 0.6|im. 
20 The p-side cladding layer also had an Al average composition of 8% and the product thereof multiplied by the thickness 
was 4.8. 

(p-side cladding layer 319) 

25 [0339] Subsequently, a 25-angstrom-thick third layer made of p-type Al 0 16 Gao.84 N doped with Mg to 1 x 10 20 /cm 3 
was grown at 1 050°C and successively, only TMA was stopped and a 25-angstrom- thick fourth layer made of undoped 
GaN was grown, so as to grow the p-side cladding layer 318 having a super lattice structure with a total thickness of 0.6 
urn. The p-side cladding layer had an average Al composition of 8% and the product thereof multiplied by the thickness 
was 4.8. 

30 

(p-side contact layer 319) 

[0340] Finally, a 1 50-angstrom- thick p-side contact layer 318 made of p-type GaN doped with Mg to 2 x lO^/cm 3 

was grown on the p-side cladding layer 318 at 1050°C. 
35 [0341 ] The wafer on which the nitride semiconductor was grown in the above-mentioned way was annealed in the 

nitrogen atmosphere within the reactor to decreased the resistance of the layer doped with a p-type impurity. 

[0342] After annealing, the wafer was removed out of the reactor and the p-side contact layer 318 which was the 

top layer and the p-side cladding layer 317 were etched into a ridge having a stripe width of 4 ^m, as shown in Fig. 9, 

with a RIE apparatus. When the ridge stripe was formed, said ridge was formed at the position where the crystal defects 
40 did not develop on the surface of the nitride semiconductor substrate. 

[0343] Next, a mask was formed on the ridge surface and the etching was performed to expose the surface of the 

n-side buffer layer 311. 

[0344] Next, the p electrode 320 made of Ni and Au was formed in the form of stripe on the outermost surface of 
the ridge of the p-side contact layer 319, while the n electrode 322 made of 71 and Al was formed in the form of stripe 
45 on the surface of the n-side buffer layer 31 1 which had been just exposed. Thereafter, as shown in Fig. 9. an insulating 
- film 323 made of SiC>2 was formed on the surface of the nitride semiconductor layer which were exposed between the 
p electrode 320 and the n electrode 322. The p pad electrode 321 was formed which was electrically connected to the 
p electrode 320 via said insulating layer 323. 

[0345] The sapphire substrate of the wafer on which the n electrode and p electrode were formed in the above- 
so mentioned manner was polished to a thickness of 70fi, and then the wafer was cleaved into bars perpendicularly to the 
stripe-geometry electrode from the substrate side to fabricate a facet of a resonator on the cleaving facet. A multi-layer 
dielectric film consisting Si0 2 and Ti0 2 was formed on the facet of the resonator and finally, the bar was cut parallel to 
the p-electrode, resulting in laser chips. 

[0346] The laser device was set onto the heat sink and each electrode was connected by wire-bonding. The laser 
55 oscillation was tried at room temperature. The continuous emission was observed at room temperature. The FFP of the 
single laser was uniform and the shape thereof was an oval, which was a good shape. Concerning the characteristics 
of the laser device, the threshold was decreased by not less than 10% and the lifetime was increased by not less than 
50%, compared with the laser device which we had published in Jpn. J. Appl. phys. Vol. 36 (1997). 
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Example 42 

[0347] With the same procedures as in Example 41 except that the n-side cladding layer 313 had a super lattice 
layer structure with a total thickness of 1 .0 *im which was obtained by laminating a 25-angstrom-thick Si-doped n-type 
s Al 0 20^0 soN and a 25-angstrom-thick undoped GaN, the laser device was fabricated. The n-side cladding layer had 
an average Al composition of 10.0 % and the product thereof multiplied by the thickness was 10.0. The laser device had 
almost the same characteristics as that in Example 41 . 

Example 43 

10 

[0348] With the same procedures as in Example 41 except that the n-side cladding layer 313 had a super lattice 
layer structure with a total thickness of 0.7 urn which was obtained by laminating a 25-angstrom-thick Si-doped n-type 
Al 0 .2oG a o.80 N and a 25-angstrom-thick undoped GaN, the laser device was fabricated. The n-side cladding layer had 
an average Al composition of 1 .0 % and the product thereof multiplied by the thickness was 7.0. The laser device had 
is almost the same characteristics as that in Example 41 . 

Example 44 

[0349] With the same procedures as in Example 41 except that then-side cladding layer 313 had a super lattice 
20 layer structure with a total thickness of 0.8 ^m which was obtained by laminating a 25-angstrom-thick Si-doped n-type 
Al 0 12 Ga 0 88 N and a 25-angstrom-thick undoped GaN, the laser device was fabricated. The n-side cladding layer had 
an average Al composition of 6.0 % and the product thereof multiplied by the thickness was 4.8. The threshold of said 
laser device was decreased by not less than 5% and the lifetime was increased by not less than 20%, compared with 
the laser device which we had published in Jpn. J. Appl. phys. Vol. 36 (1997). 

25 

Example 45 

[0350] With the same procedures as in Example 41 except that the n-side cladding layer 313 had a super lattice 
layer structure with a total thickness of 1.4 ^irn which was obtained by laminating a 25-angstrom-thick Si-doped n-type 
30 Al 0 0 7Ga 0 93 N and a 25-angstrom-thick undoped GaN, the laser device was fabricated. The n-side cladding layer had 
an average Al composition of 3.5 % and the product thereof multiplied by the thickness was 4.9. The laser device had 
almost the same characteristics as that in Example 41 . 

Industrial Applicability 

35 

[0351] As mentioned above, the nitride semiconductor devices according to the present invention are composed of 
superlattice layers in the domain of the p-type nitride semiconductor or n-type nitride semiconductor except for the 
active layer, to improve the electric power efficiency extremely. 

[0352] That is, in the conventional nitride semiconductor devices, the active layer having a multi-quantum-well- 
40 structure has been proposed. However, the layer such as the cladding layer, which was on the either side of the active 
layer, has been usually composed of a single nitride semiconductor layer. In the nitride semiconductor devices accord- 
ing to the present invention, the cladding layer or the contact layer injecting electric current is composed of superlattice 
layer which shows quantum effect to reduce the resistivity of the cladding layer side. Therefore, the threshold electric 
current and the threshold voltage of LD devices can be low and the lifetime thereof can be long. Moreover, the conven- 
45 tional LED has been weak to the static electricity, but the devices according to the present invention can have a good 
electrical static discharge survivability Thus, since Vf and the threshold voltage can be low, the calorific value can be 
small and the reliability of the devices can be enhanced. The nitride semiconductor devices according to the present 
invention can be applied to emitting devices such as LED and LD, as well as solar cells using nitride semiconductors, 
light sensors, transistors and so on, to realize devices with very high efficiency and the industrial applicability is very 
so wide. 

Claims 

1 . A nitride semiconductor device comprising a p-type semiconductor region comprising one or more nitride semicon- 
55 ductor layers and an active layer of a nitride semiconductor which operates in a predetermined manner when the 
carrier is injected via said p-type semiconductor region, wherein at least one nitride semiconductor layer of said p- 
type semiconductor region is a super lattice layer comprising first and second nitride layers, said first nitride layers 
having different composition from those of said second nitride layers and each of said first nitride layers and each 
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of said second nitride layers being laminated alternately. 

2. A nitride semiconductor device comprising an n-type semiconductor region comprising one or more nitride semi- 
conductor layers, a p-type semiconductor region comprising one or more nitride semiconductor layers and an 

5 active layer of a nitride semiconductor between positioned said n-type semiconductor region and said p-type sem- 

iconductor region, wherein at least one semiconductor layer of said p-type semiconductor region and said n-type 
semiconductor region is a super lattice layer comprising first and second nitride layers, said first nitride layers hav- 
ing different composition from those of said second nitride layers and each of said first nitride layers and each of 
said second nitride layers being laminated alternately. 

10 

3. A nitride semiconductor device according to Claims 1 or 2, wherein each of said first nitride layers of said super 
lattice layer is a nitride semiconductor having a thickness of not more than 100 angstroms and each of said second 
nitride layers is a nitride semiconductor having different composition from the first nitride layer and a thickness of 
not more than 1 00 angstroms. 

75 

4. A nitride semiconductor device according to Claim 3, wherein at least ones of said first and said second nitride lay- 
ers are made of a nitride serru conductor contain ing A!. 

5. A nitride semiconductor device according to Claim 4, wherein said nitride semiconductor containing Al is a nitride 
20 semiconductor represented by the formula Al^a^N (0<Y^1). 

6. A nitride semiconductor device according to Claim 5, wherein said first nitride layers are made of nitride semicon- 
ductor represented by the formula InxGa^xN (0<X^1) and said second nitride layers are made of nitride semicon- 
ductor represented by the formula Al^a^yM (0<Y^1 , X=Y*0 ). 

25 

7. A nitride semiconductor device according to Claim 6 wherein said first nitride layers are made of nitride semicon- 
ductor represented by the formula InxGa^xN (0<X^1) and said second nitride layers are made of nitride semicon- 
ductor represented by the formula Al yGa-\ . Y N (0<Y<1 ). 

30 8. A nitride semiconductor device according to any one of Claim 3 to Claim 6, wherein said first nitride layers and said 
second nitride layers have a thickness of not mare than 70 angstroms, respectively. 

9. A nitride semiconductor device according to Claim 8 wherein said first nitride layers and said second nitride layers 
have a thickness of not less than 10 angstroms, respectively. 

35 

10. A nitride semiconductor device according to any one of the preceding claims, further comprising in said p-type 
semiconductor region a p-type contact layer having a thickness of not more than 500 angstroms, on which the p- 
electrode is to be formed. 

40 ii. A nitride semiconductor device according to Claim 1 0 wherein said p-type contact layer has a thickness of not more 
than 300 angstroms and not less than 10 angstroms. 

12. A nitride semiconductor device according to any one of the preceding claims, further comprising in said p-type 
semiconductor region a p-type contact layer on which the p-electrode is to be formed, wherein said super lattice 

45 layer is formed between said active layer and said p-type contact layer. 

1 3. A nitride semiconductor device according to any one of the preceding claims, further comprising in the n-type sem- 
iconductor region a second buffer layer made of a nitride semiconductor which has a thickness of not less than 0.1 
.m via a first buffer layer on the substrate, an n-type contact layer made of a nitride semiconductor doped with an 

so n-type impurity on said second buffer layer, and an n-electrode which is formed on said n-type contact layer. 

14. A nitride semiconductor device according to Claim 13. wherein the concentration of the impurity in second buffer 
layer is lower than that in said n-type contact layer. 

55 1 5. A nitride semiconductor device according to Claims 1 3 or 1 4, wherein at least one of said first buffer layer and said 
second buffer layer is a super lattice layer made by laminating nitride semiconductor layers of different composi- 
tions with a thickness of not more than 100 angstroms. 



45 

BNSOOC1D: <EP 10171 13A1J_> 



EP1 017113 A1 



16. A nitride semiconductor device according to any one of Claim 2 to Claim 12, further comprising in said n-type sem- 
iconductor region an n-type contact layer on which an n-electrode is to be formed, wherein said super lattice layer 
is formed between said active layer and said n-type contact layer. 

17. A nitride semiconductor device according to any one of Claim 3 to Claim 16, wherein at least ones of said first and 
said second nitride layers are doped with an impurity which makes the conductivity of said layer n-type or p-type. 

18. A nitride semiconductor device according to any one of Claim 3 to Claim 16, wherein the concentrations of said 
impurity which is doped to said first nitride layer and said second nitride layer and makes the conductivity of said 
layers n-type or p-type are different from each other. 

19. A nitride semiconductor device according to any one of Claim 3 to Claim 18, wherein said super lattice layer is 
formed as an n-type contact layer on which an n-electrode is to be formed. 

20. A nitride semiconductor device according to any one of the preceding claims, wherein said nitride semiconductor 
device is a laser device which has a super lattice layer in the p-type semiconductor region and a ridge is formed on 
the supper lattice layer and on the layer located over said super lattice layer in said p-type semiconductor region in 
a manner that the longitudinal direction of the ridge coincides with the direction of resonance and the ridge has a 
predetermined width. 

21. A nitride semiconductor device comprising an n-type semiconductor region including an n-type cladding layer, a p- 
type semiconductor region and an active layer in which laser is emitted between said n-type semiconductor region 
and said p-type semiconductor region, 

wherein said n-type cladding layer is a super lattice layer comprising first and second nitride layers having a 
thickness of not more than 100 angstroms, said first nitride layers having different composition from those of said 
second nitride layers and each of first nitride .layers and each of said nitride layers being laminated alternately. 

said p-type cladding layer is a super lattice layer comprising third and fourth nitride layers having a thickness 
of not more than 1 00 angstroms, said third nitride layers having different composition from those of said fourth 
nitride layers and each of third nitride layers and each of said fourth nitride layers being laminated alternately. 

22. A nitride semiconductor device according to Claim 21 , wherein a ridge is formed on said p-type cladding layer and 
on the layer located over said p-type cladding layer in a manner that the longitudinal direction of the ridge coinci- 
dences with the direction of resonance and the ridge has a desired width. 

23. A nitride semiconductor device comprising an n-type semiconductor region comprising one or more nitride semi- 
conductor layers, a p-type semiconductor region comprising one or more nitride semiconductor layers and an 
active layer of a nitride semiconductor between said n-type semiconductor region and said p-type semiconductor 
region, 

wherein at least one nitride semiconductor layer in said n-type semiconductor region is an n-side super lat- 
tice comprising first and second nitride semiconductor layers, said first nitride semiconductor layers having different 
concentrations of n-type impurity from those of said second nitride semiconductor layers and each of said first 
nitride semiconductor layers and each of said second nitride semiconductor layers being laminated alternately. 

24. A nitride semiconductor device comprising an n-type semiconductor region comprising one or more nitride semi- 
conductor layers, a p-type semiconductor region comprising one or more nitride semiconductor layers and an 
active layer of a nitride semiconductor between said n-type semiconductor region and said p-type semiconductor 
region, 

wherein at least one nitride semiconductor layer in said p-type semiconductor region is a p-side super lattice 
comprising third and fourth nitride layers, said third nitride semiconductor layers having different concentrations of 
p-type impurity from those of said fourth nitride semiconductor layers and each of said third nitride semiconductor 
layers and each of said fourth nitride semiconductor layers being laminated alternately. 

25. A nitride semiconductor device comprising an n-type semiconductor region comprising one or more nitride semi- 
conductor layers, a p-type semiconductor region comprising one or more nitride semiconductor layers and an 
active layer of a nitride semiconductor between said n-type semiconductor region and said p-type semiconductor 
region, 

wherein at least one nitride semiconductor layer in said n-type semiconductor region is an n-side super lat- 
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tice comprising first and second nitride semiconductor layers, said first nitride semiconductor layers having different 
concentrations of n-type impurity from those of said second nitride semiconductor layers and each of said first 
nitride semiconductor layers and each of said second nitride semiconductor layers being laminated alternately, 

5 at least one nitride semiconductor layer in said p-type semiconductor region is a p-side super lattice comprising 

third and fourth nitride layers, said third nitride semiconductor layers having different concentrations of p-type 
impurity from those of said fourth nitride semiconductor layers and each of said third nitride semiconductor lay- 
ers and each of said fourth nitride semiconductor layers being laminated alternately. 

w 26. A nitride semiconductor device according to Claims 23 or 25, wherein for said n-side super lattice layer, said first 
nitride semiconductor layer has a higher band gap energy and a larger concentration of the n-type impurity than 
said second nitride semiconductor layer. 

27. A nitride semiconductor device according to Claim 26, wherein the part of said first nitride semiconductor layer 
is which is close to said second nitride semiconductor layer has a lower concentration of the n-type impurity than the 

part which is farther from the second nitride semiconductor layer. 

28. A nitride semiconductor device according to Claim 26 or 27, wherein the concentration of the n-type impurity in said 
first nitride semiconductor layer ranges between 1 x 1 0 1 7 /cm 3 and 1 x 1 0 20 /cm 3 and the concentration of the n-type 

20 impurity in said second nitride semiconductor layer is not more than 1 x 10 19 /cm 3 . 

29. A nitride semiconductor device according to Claim 23 or 25, wherein for said n-side super lattice layer, said first 
nitride semiconductor layer has a higher band gap energy and a smaller concentration of the n-type impurity than 
said second nitride semiconductor layer. 

25 

30. A nitride semiconductor device according to Claim 29, wherein the part of said second nitride semiconductor layer 
which is close to said first nitride semiconductor layer has a lower concentration of the n-type impurity than the part 
which is farther from the first nitride semiconductor layer. 

30 31 . A nitride semiconductor device according to Claims 29 or 30, wherein the concentration of the n-type. impurity in 
said first nitride semiconductor layer is not more than 1 x 10 19 /cm 3 and the concentration of the n-type impurity in 
said second nitride semiconductor layer ranges between 1 x I0 17 /cm 3 and 1 x 10 20 /cm 3 . 

32. A nitride semiconductor device according to any one of Claim 26 to Claim 31 , wherein said first nitride semiconduc- 
35 tor layers are made of AlyGa^vN (0<Y<1) and said second nitride semiconductor layers are made of InyGa^xN 

(0*X<1). 

33. A nitride semiconductor device according to Claim 32 wherein said second nitride semiconductor layers are made 
of GaN. 

40 

34. A nitride semiconductor device according to any one of Claim 26 to Claim 31 , wherein said first nitride semiconduc- 
tor layers are made of AlxGa^xN (0<X<1) and said second nitride semiconductor layers are made of AlvGavvN 
(0<Y<1, X>Y). 

45 35. A nitride semiconductor device according to any one of Claim 26 to Claim 34, wherein said first nitride semiconduc- 
tor layer or said second nitride semiconductor layer is not doped with an n-type impurity. 

36. A nitride semiconductor device according to Claims 24 or 25, wherein for said p-side super lattice layer, said third 
nitride semiconductor layer has a higher band gap energy and a larger concentration of the p-type impurity than 

so said fourth nitride semiconductor layer. 

37. A nitride semiconductor device according to Claim 36, wherein the part of said third nitride semiconductor layer 
which is close to said fourth nitride semiconductor layer has a lower concentration of the p-type impurity than the 
part which is farther from the fourth nitride semiconductor layer. 

55 

38. A nitride semiconductor device according to Claim 33 or 34, wherein the concentration of the p-type impurity in said 
third nitride semiconductor layer ranges between 1 x I0 18 /cm 3 and 1 x lO^Vcm 3 and the concentration of the p- 
type impurity in said fourth nitride semiconductor layer is not more than 1 x lO^/cm 3 . 
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39. A nitride semiconductor device according to Claim 24 or 25, wherein for said p-side super lattice layer, said third 
nitride semiconductor layer has a higher band gap energy and a smaller concentration of the p-typ impurity than 
said fourth nitride semiconductor layer. 

40. A nitride semiconductor device according to Claim 39, wherein the part of said fourth nitride semiconductor layer 
which is close to third nitride semiconductor layer has a lower concentration of the p-type impurity than the part 
which is farther from the third nitride semiconductor layer. 

41 . A nitride semiconductor device according to Claim 39 or 40, wherein the concentration of the p-type impurity in said 
third nitride semiconductor layer is not more than 1 x 10 20 /cm 3 and the concentration of the p-type impurity in said 
fourth nitride semiconductor layer ranges between 1 x I0 18 /cm 3 and 1 x I0 21 /cm 3 . 

42. A nitride semiconductor device according to any one of Claim 36 to Claim 41, wherein said third nitride semicon- 
ductor layers are made of AlvGa^yN (0<Y<1) and said fourth nitride semiconductor layers are made of InxGa^yN 
(0^X<1). 

43. A nitride semiconductor device according to Claim 42 wherein said fourth nitride semiconductor layers are made of 
GaN. 

44. A nitride semiconductor device according to any one of Claim 36 to Claim 41 , wherein said third nitride semicon- 
ductor layers are made of AlxGa^xN (0<X<1) and said fourth nitride semiconductor layers are made of AlyGa^yN 
(0<Y<1, X>Y). 

45. A nitride semiconductor device according to any one of Claim 36 to Claim 44, wherein said third nitride semicon- 
ductor layer or said fourth nitride semiconductor layer is not doped with an n-type impurity. 

46. A nitride semiconductor device according to Claim 25, wherein for said n-side super lattice layer, said first nitride 
semiconductor layer has a higher band gap energy and a larger concentration of the n-type impurity than said sec- 
ond nitride semiconductor layer, and 

for said p-side super lattice layer, said third nitride semiconductor layer has a higher band gap energy and a 
larger concentration of the p-type impurity than said fourth nitride semiconductor layer. 

47. A nitride semiconductor device according to Claim 46, wherein the concentration of the n-type impurity in said first 
nitride semiconductor layer ranges between 1 x 10 17 /cm 3 and 1 x 10 20 /cm 3 and the concentration of the n-type 
impurity in said second nitride semiconductor layer is not more than 1 x 10 19 /cm 3 , and 

the concentration of the p-type impurity in said third nitride semiconductor layer ranges between 1 x 10 18 /cm 3 
and 1 x I0 21 /cm 3 and the concentration of the p-type impurity in said fourth nitride semiconductor layer is not 
more than 1 x i0 20 /cm 3 . 

48. A nitride semiconductor device according to Claim 25, wherein for said n-side super lattice layer, said first nitride 
semiconductor layer has a higher band gap energy and a larger concentration of the n-type impurity than said sec- 
ond nitride semiconductor layer, and 

fourthe p-side super lattice layer, said third nitride semiconductor layer has a higher band gap energy and a 
smaller concentration of the p-type impurity than said fourth nitride semiconductor layer. 

49. A nitride semiconductor device according to Claim 48, wherein the concentration of the n-type impurity in said first 
nitride semiconductor layer ranges between 1 x 10 17 /cm 3 and 1 x 10 20 /cm 3 and the concentration of the n-type 
impurity in said second nitride semiconductor layer is not more than 1 x 10 19 /cm 3 , and 

the concentration of the p-type impurity in said third nitride semiconductor layer is not more than 1 x 10 20 /cm 3 
and the concentration of the p-type impurity in said fourth nitride semiconductor layer ranges between 1 x 
10 18 /cm 3 and 1 x 10 21 /cm 3 . 

50. A nitride semiconductor device according to Claim 25, wherein for said n-side super lattice layer, said first nitride 
semiconductor layer has a higher band gap energy and a smaller concentration of the n-type impurity than said 
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second nitride semiconductor layer, and 

for said p-side super lattice layer, said third nitride semiconductor layer has a higher band gap energy and a 
larger concentration of the p-type impurity than said fourth nitride semiconductor layer. 

5 

51 . A nitride semiconductor device according to Claim 50, wherein the concentration of the n-type impurity in said first 
nitride semiconductor layer is not more than 1 x 10 19 /cm 3 and the concentration of the n-type impurity in said sec- 
ond nitride semiconductor layer ranges between 1 x I0 17 /cm 3 and 1 x lO^/cm 3 , and 

10 the concentration of the p-type impurity in said third nitride semiconductor layer ranges between 1 x 10 18 /cm 3 

and 1 x I0 21 /cm 3 and the concentration of the p-type impurity in said fourth nitride semiconductor layer is not 
more than 1 x l0 20 /cm 3 . 

52. A nitride semiconductor device according to Claim 25. wherein for said n-side super lattice layer, said first nitride 
15 semiconductor layer has a higher band gap energy and a smaller concentration of the n-type impurity than said 

second nitride semiconductor layer, and 

for said p-side super lattice layer, said third nitride semiconductor layer has a higher band gap energy and a 
smaller concentration of the p-type impurity than said fourth nitride semiconductor layer. 

20 

53. A nitride semiconductor device according to Claim 52, wherein the concentration of the n-type impurity in said first 
nitride semiconductor layer is not more than 1 x 10 19 /cm 3 and the concentration of the n-type impurity in said sec- 
ond nitride semiconductor layer ranges between 1 x 10 17 /cm 3 and 1 x 10 20 /cm 3 , and 

the concentration of the p-type impurity in said third nitride semiconductor layer is not more than 1 x 11 0 20 /cm 3 
and the concentration of the p-type impurity in said fourth nitride semiconductor layer ranges between 1 x 
10 18 /cm 3 - 1 x 10 21 /cm 3 

A nitride semiconductor device according to any one of Claim 46 to Claim 53, wherein for said n-side super lattice 
layer, said first nitride semiconductor layers are made of AlyGai-yN (0<Y<1 ) and said second nitride semiconductor 
layers are made of InyGa^xN (0^X<1), and 

for said p-side super lattice layer, said third nitride semiconductor layers are made of AlyGa^YN (0<Y<1) and 
said fourth nitride semiconductor layers are made of lnxGa V x N (0sX<1 ). 

A nitride semiconductor device according to any one of Claim 46 to Claim 53. wherein said second and fourth 
nitride semiconductor layers are made of GaN, respectively, 

A nitride semiconductor device according to any one of Claim 46 to Claim 53, wherein for said n-side super lattice 
layer, said first nitride semiconductor layer is made of Al x Ga.,_x N (0<X<1) and said second nitride semiconductor 
layer is made of AlyGawN (0<Y<1 , X>Y), 

for said p-side super lattice layer, said third nitride semiconductor layer is made of AlxGa! _xN (0<X<1 ) and said 
fourth nitride semiconductor layer is made of MyGa^.yN (0<Y<1, X>Y). 

45 

57. A nitride semiconductor device according to any one of Claim 46 to Claim 56, wherein said first nitride semiconduc- 
tor layer or said second nitride semiconductor layer is an undoped layer to which an n-type impurity is not doped. 

58. A nitride semiconductor device according to any one of Claim 46 to Claim 56, wherein said third nitride semicon- 
so ductor layer or said fourth nitride semiconductor layer is an undoped layer which is not doped with a p-type impurity. 

59. A nitride semiconductor device according to any one of Claim 23 to Claim 58. wherein said active layer includes a 
InGaN layer. 

55 60. A nitride semiconductor device according to Claim 59, wherein said InGaN layer is a quantum well layer. 

61 . A nitride semiconductor device according to any one of Claim 23 to Claim 60, wherein said device is a laser device 
comprising an active layer between a p-type cladding layer and an n-type cladding layer, and 
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at least one of said p-type cladding layer and said n-type cladding layer is said n-side super lattice layer or said 
p-side super lattice layer. 

62. A nitride semiconductor device according to Claim 61 , wherein said device is a laser device, and 

an optical waveguide layer made of a nitride semiconductor containing In or GaN which has an impurity con- 
centration of not more than 1 x I0 19 /cm 3 which is formed at least either between said p-type cladding layer and 
said active layer or between said p-type cladding layer and said active layer. 

63. A nitride semiconductor device according to Claim 62. wherein said optical waveguide layer has a super lattice 
structure. 

64 A nitride semiconductor device according to Claim 62 or 63. wherein further, a cap layer made of a nitride semicon- 
' ductor which has a higher band gap energy than said well layer of said active layer and said optical waveguide layer 
and has a thickness of not more than 0.1 .m is formed between said optical waveguide layer and said active layer, 
said cap layer containing an impurity of not less than 1 x 10 19 /cm . 

65. A nitride semiconductor device according to Claim 64. wherein said optical waveguide layer and said cap layer are 
formed in the p-type semiconductor region. 

66 A nitride semiconductor device comprising a nitride semiconductor substrate which is formed by growing a nitride 
semiconductor layer on an auxiliary substrate made of a material other than nitride semiconductor, forming a pro- 
tective film on said grown nitride semiconductor layer so as to expose partially the surface thereof, thereafter grow- 
ing a nitride semiconductor layer to cover said protective film from the exposed nitride serraconductor layer, and 

a nitride semiconductor device according to any one of Claim 23 to Claim 65 which is formed on said nitride 
semiconductor substrate. 

67 A nitride semiconductor device according to any one of Claim 61 to 66, wherein said p-type cladding layer is a 
" super lattice layer and a ridge is formed on said p-type cladding layer and on the layer located over sad p-type clad- 
ding layer in a manner that the longitudinal direction of the ridge coincides with the direction of resonance and the 
ridge has a predetermined width. 

68 A nitride semiconductor light emitting device comprising an n-type cladding layer, a p-type cladding layer and an 
active layer including a first nitride semiconductor layer containing In between said n-type cladding layer and said 
p-type cladding layer, wherein said n-type cladding layer is a super lattice layer comprising a second nitride semi- 
conductor layer containing Al and has a total thickness of not less than 0.5 .m and an average composition of Al in 
said n-type cladding layer is set in a way that the product of said average Al composition in % contained in said n- 
type cladding layer multiplied by the thickness in .m of said n-type cladding layer is not less than 4.4. 

69 A nitride semiconductor light emitting device according to Claim 68. . . « 

wherein said n-type cladding layer has a thickness of not less than 0.8 .m and an average Al composition of 

not less than 5.5 %. 

70. A nitride semiconductor light emitting according to Claim 68 wherein said n-type cladding layer has a thickness of 
not less than 1 .0 .m and an average Al composition of not less than 5 %. 

71 A nitride semiconductor light emitting device according to Claim 68. 

wherein said n-type cladding layer has a thickness of not less than 1 .2 .m and an average Al composition of 

not less than 4.5 %. 

72 A nitride semiconductor light emitting device according to Claim 68. 

wherein said p-type cladding layer is a super lattice layer including a third nitride semiconductor layer con- 
taining Al and has a thickness smaller than said n-type cladding layer. 

73. A nitride semiconductor light emitting device according to Claim 72. 

wherein said p-type cladding layer has a thickness of less than 1 .0 .m. 
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74. A nitride semiconductor light emitting device according to any one of Claim 68 to 73, 

wherein the thickness of said n-type cladding layer and said p-type cladding layer including said active layer 
is set to range between 200 angstroms and 1 .0 .m. 
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